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6 LETTER OF TRANSMITTAL. 

nal, Watertown, Mass. (ex officio) ; Mr. C. W. Bryan, division con- 
tracting manager, American Bridge Company of New York, Man- 
hattan, N. Y. ; Mr. Lincoln Bush, chief engineer, Delaware, Lacka- 
wanna and Western Railroad, Hoboken, N. J. ; Mr. H. W. Hodge, 
Boiler & Hodge, consulting engineers, Manhattan, N. Y. ; Mr. F. C. 
Kunz, chief engineer, bridge and construction department, the Penn- 
sylvania Steel Company, Steelton. Pa. ; Prof. Gaetano Lanza, professor 
of theoretical and applied mechanics, Massachusetts Institute of 
Technology, Boston, Mass.; Prof. Edgar Marburg, professor of civil 
engineering, University of Pennsylvania, Philadelphia, Pa. j Mr. Leon 
S. Afoisseiff , engineer in charge, Henry Hudson memorial bridge, 
Manhattan, N. x .; Prof. George F. Swain, professor of civil engineer- 
ing, Massachusetts Institute of Technology, Boston, Mass.; Mr. 
William R. Webster, consulting engineer. Philadelphia, Pa.; Mr. Paul 
L. Wolfel, chief engineer, McChntic-Marsnall Construction Company, 
Pittsburg, Pa. 

The present report embodies certain of the results of these two 
principal series of tests, the work on which is being continued during 
the present fiscal year. 

Very respectfully, your obedient servant, 

C. B. Wheeler, 
Major, Ordnance Department, U. S. Army, Commanding. 

The Chief of Ordnance, U. S. Army, 

Washington, D. 0. 
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12-INCH RIFLE NO. 41. 



HYDROSTATIC, MANDREL, AND TENSILE TESTS 
AND INITIAL STRAIN DETERMINATIONS. 
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12-INCH RIFLE NO. 41. 



Hydrostatic Test op Section op Tube op 12-inch Rifle No. 41, 
Model of 1888, Ml*. 

This tube was ruptured at Fort Heath, Mass., June 25, 1907. 
Section taken from tube, in front of the ruptured part: 
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12-INCH BIFLE NO. 41. 

Tangential stress at the bore computed by the formula: 

Px(4R*+2RJ) 
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0= 



Z(R*-R >) 



Interior 

pressure 

per square 

incn. 


Tangential 
stress at 
bore per 

square Inch. 


Permanent 

set in 
diameter. 


Remarks 


Poundt. 

325 
2,600 

325 
2,728 
2,800 

325 
2,900 

325 
3,000 

325 
3,200 

325 
3,248 

325 


Pounds. 

5,600 
44,600 

5,600 
46,800 
48,000 

5,600 
49,700 

5,600 
51,400 

5,600 
54,900 

5,600 
55,700 

5,600 


Inch. 
0. 


Initial load. 

Rapid yielding began. 


0. 




.06 


.10 


.11 


.18 


.22 



Test discontinued. 

Original circumference, 40".75; circumference at time of discon- 
tinuing test, 41".45. Circumferential elongation, 0".70 = 1.7 per 
cent. 

Cylinder removed from test fixture and bored out to 12". 405 
interior diameter; outside turned down to 12".83 diameter. 
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Cylinder returned to the testing fixture and test resumed. The 
metal of the cylinder renewed stretching under the effect of an inte- 
rior pressure of 1,950 pounds per square inch =58,600 pounds per 
square inch tangential stress at the bore. 

Interior pressures were advanced to 2,378 pounds per square 
inch =71,400 pounds per square inch tangential stress at the bore, 
referred to the reduced dimensions above given. 
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12-INCH BIFLE NO. 41. 



Under this load the deformation of the cylinder reached such an 
extent that the hydraulic packing blew out at the lower end. Cyl- 
inder was removed from the fixture, its present shape being shown 
by the sketch herewith. 
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The metal showed numerous streaks on both outside and inside 
cylindrical surfaces, but their appearance was unchanged by the 
test. 

Cylinder was again placed on test fixture and subjected to an addi- 
tional test. The larger end was provided with a retaining ring to 
restrict further enlargement, so that the opposite end and middle part 
of the cylinder might be expanded, the large increase in diameter 
at the lower end so far reducing its resistance that the walls in this 
vicinity would necessarily continue to yield, the smaller end remain- 
ing stationary. 



12-INCH RIFLE NO. 41. 
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An interior pressure of 2,663 pounds per square inch was applied, 
which caused further expansion of the walls of the test cylinder. 
The hydraulic packing finally blew out, the test then being discon- 
tinued. The final, distorted shape of the cylinder is shown by the 
sketch herewith. 
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The maximum extension of the exterior diameter of the cylinder 
was as follows: 

Final mean diameter at lower end 14". 08 

Diameter to which cylinder had been turned down after first test 12 .83 

Expansion 1". 25 

Expansion of first test, before turning down .22 

Total " 



0".22-h12".97=. 
1".25h-12".83==. 




Total expansion at lower end. 

Expansion at middle of length: 

0".74-+-12".83= 

Expansion of first test 



11.4 



5.8 

1.7 



Total expansion at middle of length, 
x (small) end: 



Expansion at u 

Expansion of first test 



7.5 



0.5 
1.7 



2.2 



Total expansion at upper end 

Maximum tangential stress at bore due to interior pressure of 
2,663 pounds per square inch, referred to dimensions of rebored and 
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12-INCH KIFLE NO. 41. 



returned cylinder (12".83 exterior diameter and 12".405 interior 
diameter) « 80,000 pounds per square inch. 

Section taken from breech portion of tube to the rear of the 
fractured part. 



/&Af6\9 




/z</*+7 



% 



Specimen prepared for testing with rifling of bore left intact, 
excepting that at ends of the test cylinder the lands were bored out 
for a length of 1 inch for the purpose of affording smooth seats for 
the hydraulic packings. 

Cylinder burst under an interior pressure of 1,332 pounds per 
square inch. 

Ultimate strength, tangential stress at surface of bore (at bottom 
of grooves) = 39,500 pounds per square inch. 

Line of fracture followed one edge of a land at its junction with 
the groove. Appearance of fracture, fine granular. Along the 
middle of the length of the fractured surface, on the edge next the 
bore, the metal was dark colored for a depth of ".01 to ".02, taken 
to indicate a crack existing in the bore before the test began. 

The metal was under internal strains of tension at the bore tan- 
gentially, and after rupture the ends sprung together, overlapping a 
length of 1".28. 



12-INCH KIFLE NO. 41. 17 

Note. — In turning down the tube to the size of the test cylinder 
the metal appeared to be free from streaks until the diameter was 
reduced from 20".82 down to 18§". Streaks were visible when at 
171" diameter, and remained about the same at 16f" diameter. 
When turned to smaller diameters the streaks were less numerous, 
but remained visible at the final exterior diameter of the cylinder as 
tested. 

H. Doc. 1322, 60-2 2 
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12-INCH BIFLE NO. 41. 



Mandrel Tests of Sections of Tube of 12-inch Rifle No. 41, 

Model of 1888, M 1J. 

Section from tube adjacent to hydrostatic test cylinder taken from 
tube in front of the ruptured partr 
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Taper of mandrel, ".04 per inch. 

Two mandrels were forced through the ring, increasing the diameter 
of the bore from 12".22 to 12".92. Expansion. ".70 = 5.7 per cent. 

Third and fourth mandrels were forced througn the ring, increasing 
thediameterof theboreto 13".93. Totalexpansion,(13".93 - 12".22) - 
1".71 = 14.0 per cent. 

Fifth and sixth mandrels were forced through the ring, increasing 
thediameterof theboreto 14".87. Totalexpansion,(14".87 - 12".22) - 
2".65=21.7 percent. 

Final thickness of ring 2. "80 and 2."89 on opposite sides as shown 
by the following sketch: 
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12-INCH RIFLE NO. 41. 19 

Section from tube, adjacent to hydrostatic test cylinder taken from 
breech portion, to the rear of the fractured part. 
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Taper of mandrel, ".04 per inch. 

There were a number of cracks at the surface of the bore, visible 
upon boring out the rifling to the diameters above riven. These 
cracks took a spiral direction, following the direction of the rifling. 

The maximum pressure applied was reached with the third man- 
drel, amounting to 170,000 pounds. 

Ring ruptured with third mandrel, presenting a granular fracture 
beginning at the surface of the bore. There was also a crack started 
1J from the fracture, on one side, and a slight crack opened 2g" on 
the other side of the principal fracture; both secondary fractures were 
at the surface of the Sore. 

After rupture the circumference of the bore measured 41".55. 

Circumferential extension at the bore, 41".55-38".48=3".07- 
8.0 per cent. 



20 12-inch rifle no. 41. 

Initial Strains, Tube of 12-inch Rifle No. 41. 
Slice from muzzle portion of tube, in front of ruptured part. 
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12-INCH RIFLE NO. 4L 
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Initial Tension Rings Taken from Ture of 12-inch Rifle No. 
41, Model of 1888, M 1 J. 

Slice from muzzle portion of tube, in front of ruptured part. 

slice intact. 



Rings. 


Diameters. 


A. 


B. 


Mean. 


1 


Inches. 
12.4263 
15.3731 
18.2577 


Inches. 
12.4210 
15.3626 
18.2550 


Inches. 
12.4236* 
15.3679 
18.2563* 


2 


3 





ALL RINGS DETACHED. 



1 


12.4219 
15.3730 
18.2597 


12.4160 
15.3622 
18.2550 


12.418V 
15.3676 
18.2573* 


2 


3 





Mean diameters, original and final, and stresses corresponding to 
strains released. 





Mean diameters. 


Strains 
released. 


Corresponding stresses. 


Rings. • 


Original in 
the slice. 


Final de- 
tached. 


Tension, 

per square 

inch. 


Compres- 
sion, per 
square 
inch. 

Pounds. 




Inches. 
12.4236* 
15.3678* 
18.2563* 


12.4189* 
15.3676 
18.2573* 


Inch. 
.0047 
.0002* 
+.0010 


Pounds. 

11,300 

500 


2 




.1 


1,600 







Initial tension ring No. 1 (next the bore) was cut apart radially. 
The ends of the ring sprung together when permitted to do so, over- 
lapping a distance of 1|". This behavior showed the presence of 
internal strains of tension at the immediate surface of the oore. 
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12-INCH BIFLE NO. 41. 
TUBE OF 12-INCH RIFLE No. 41. 



Slice from breech portion of tube to the rear of the fractured 
part. 
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Slice bored out to 12'M6 diameter, removing the rifling and 
smoothing the bore. A number of longitudinal cracks were re- 
vealed at the bore. 

Slice from breech portion of tube to the rear of the fractured 
part. 

SLICE INTACT. 



Rings. 

1 


Diameters. 


A. 


13. 1 Mean. 


I 
1 


Inches. 
12. 4170 
16. 5119 
20.5874 


Inches. Inches. 
12.4203 12.4180* 
16.5119 16.5119 
20.6000 ! 20.5937 


1 2::::: 

3 





ALL RINGS DJ 


ET ACHED 




1 


12.4200 
16.5103 
20.5955 


12.4055 
16. 5126 
20.5944 


12. 4127> 
16.5114* 
20.6949* 


2 


3 





12-INCH RIFLE NO. 41. 
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Mean diameters, original and final, and stresses corresponding to 
strains released. 



Rings. 



Mean diameters. 


Strains 
released. 

Inch. 

.0060 

.0004* 

+.0012* 


Corresponding stresses. 


Original in 
the slice. 


Final de- 
tached. 


Tension, 
per square 


Compres- 
sion, per 

square 

inch. 


Indus. 
12.4186* 


Inches. 
12.4127* 


Pounds. 

14,300 

800 


Pounds. 


16.5119 16.5114* 
20.5037 20.5949* 




1,800 







Ring No. 1 (next the bore) was sawed apart radially, whereupon the 
ends sprang together, overlapping a distance of ".50. 

This ring had the rifling removed; the ring from the forward frag- 
ment of the gun had the rifling present. 

After sawing apart, as above noted, the ringj was broken, at the vise, 
transverselv in six places, where cracks were in evidence The metal 
at the cracks was discolored to depths ranging from ".01 to ".09. 



TUBE OF 12-INCH RIFLE No. 41. 



Slice, after mandrel test, from tube adjacent to hydrostatic-test 
cylinder. 
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12-INCH RIFLE NO. 41. 



Slice from mandrel ring which was taken from tube adjacent to 
hydrostatic-test cylinder, m front of the ruptured part. 

Initial strains determined after expansion of ring in mandrel test 
of 21.7 per cent., measured at the bore. 



SLICE INTACT. 



Rings. 


Diameters. 


A. 


B. 


Mean. 


1 


15.0867 
17.7140 
20.3261 


Incket. 
15.0857 
17.7084 
2a 3155 


15.0862 
17.7112 
2a 3208 


2 


3 




ALL RINGS DETACHED. 


1 


15.1338 
17.7128 
2tt 3150 


15.0649 
17.7095 
2a 3132 


15.0993* 
17.7111* 
2a 3141 


2 


3 





Mean diameters, original and final, and stresses corresponding to 
strains released. 



Rings. 


Mean diameters. 


Strains 
released. 


Corresponding stresses. 


Original in 
the slice. 


Final 
detached. 


Tension, 


Compres- 
sion, per 
square 
inch. 


1 


Jncact. 
15.0862 
17.7112 
20.3208 


Incket. 

15.0993* 
17. 7111* 
20. 3141 


Inch. 
.0131* 
.0000* 

.0067 


Poundt. 


Pounds. 
26,100 


2 


80 
9,900 


3 









Ring No. 1 (next the bore) was sawed apart radially, whereupon 
the ends sprung apart a distance of ".95. 

Ring No. 3 was also cut apart, the ends springing apart ".10. 
Ring No. 2 sprung apart ' .12, when cut radially. 



12-INCH RIFLE NO. 41. 
TUBE OF 12-INCH HJFLE No. 41. 
Tensile tests from ruptured mandrel ring. 
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12-INCH RIFLE NO. 41. 
No. 8522. 



12" rifle, No. 41. 

Marks, 3. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 

Radial specimen from ruptured mandrel ring. 



Applied 

loads per 

square 

inch. 



Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000 
56,000 
57,000 
58,000 
59,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
77,000 




In gauged length. 



Elongation. 



Inch. 

a 

.0003 
.0006 

.0019 
.0023 
.0027 
.0028 
.0029 
.0035 
.0035 
.0037 
.0089 
.0043 
.0048 
.0067 
.0063 
.0072 
.0080 
.0087 
.0104 
.0114 
.0127 
.0141 
.0150 
.0167 
.0194 
.0245 
.0294 
.0815 
.0430 
.0485 
.09 



Set 



Inch. 

a 
a 



.0006 



.0026 



Remarks. 



Initial load. 



Tensile strength. 

—19.5 per oent elongation in 2". 



Elongation of inch sections, ".31*, ".08. 

Diameter at fracture, ".37; area, .1075 square inch. 

Contraction of area, 46.2 per cent. 

Fractured ".80 from the neck. 

Appearance of fracture, silky. 



12-INCH RIFLE NO. 41. 



27 



No. 8523. 
12" rifle, No. 41. 
Marks, 4. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 2". 
Radial specimen from ruptured mandrel ring. 



Applied 

loads per 

square 

inch. 


In gauged length. 


1 


Elonga- 
tion. 


Set. 


Remarks. 


Poundi. 
1,000 
5,000 
10,000 
30,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
61,000 
52,000 
53,000 
54,000 
55,000 
56,000 
57,000 
58,000 
50,000 
00,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
77,500 



Inek. 

0. 

.0003 
.0005 

.0020 
.0029 
.0030 
.0030 
.0031 
.0033 
.0035 
.0038 


Inch. 

a 
a 


Initial load. 




.0001 








.0006 




.0041 






.0046 
.0051 
.0057 
.0066 
.0073 
.0084 
.0090 
.0106 
.0114 
.0128 
.0147 
.0160 
.0180 
.0220 
.0262 
.0292 
.0355 
.0435 
.08 




Tensile strength. 

-19.6 per oent elongation In 2". 




.0023 


































.39 







Elongation of inch sections, ".28*, ".11. 

Diameter at fracture, ".40; area, .1257 square inch. 

Contraction of area, 37.1 per cent. 

Fractured 1" from the neck. 

Appearance of fracture, silky. 
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12-INCH RIFLE NO. 41. 
No. 8524. 



12" rifle, No. 41. 

Marks, 5. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 

Radial specimen from ruptured mandrel ring. 



Applied 

loads per 

square 

inch. 


In gauged length. 


i 


Elonga- 
tion. 


Set. 


Remarks. 


Pound*. 
1,000 
5,000 
10,000 
30,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
61,000 
52,000 
53,000 
54,000 
55,000 
56,000 
67,000 
58,000 
50,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
77,500 



Inch. 

0. 

.0003 
.0005 

.0018 
.0024 
.0025 
.0028 
.0032 
.0034 
.0035 
.0039 
.0039 
.0042 
.0044 
.0051 
.0058 
.0068 
.0078 
.0068 
.0095 
.0108 
.0128 
.0141 
.0157 
.0174 
.0220 
.0245 
.0308 
.0380 
.0446 
.08 


Inch. 

o. 
a 


Initial load. 




0. 










.0004 
















.0017 


Tensile strength. 

—20 per cent elongation In 2". 


































.40 







Elongation of inch sections, ".24*, ".16. 

Diameter at fracture, ".38; area, .1134 square inch. 

Contraction of area, 43.3 per cent. 

fractured at middle of stem. 

Appearance of fracture, silky. 



12-INCH BIFLE NO. 41. 
No. 8525. 

12" rifle, No. 41. 

Marks, 9. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 

Tangential specimen from ruptured mandrel ring. 
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Applied 

loads per 

square 

Inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
3D000 
40,000 
45,000 
50,000 
55,000 
60,000 
65,000 
66,000 
67,000 
68,000 
69,000 
70,000 
71,000 
72,000 
73,000 
74,000 
75,000 
77,000 
78,000 
79,000 
80,000 
£,000 



Inch. 

a 

.0003 
.0005 

.0020 
.0027 
.0033 
.0038 
.0042 
.0047 
.0053 
.0054 
.0068 
.0058 
.0063 
.0066 
.0070 
.0075 
.0083 
.0104 
.0145 
.0290 
.0515 
.0680 
.0850 


Inch. 

a 
a 


Initial load. 

Tensile strength. 

—20. 5 per cent elongation in V*. 




0. 
0. 

a 


































.41 







Elongation of inch sections, ".31*, ".10. 

Diameter at fracture, ".40; area, .1257 square inch. 

Contraction of area, 37.1 per cent. 

Fractured ".60 from the neck. 

Appearance of fracture, silky. 
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12-UTOH BIHLE NO, 41. 

No. 8636. 



12" rifle, No. 41. 

Marks, 10. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 

Tangential specimen from ruptured mandrel ring. 



Applied 

kMOBper 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
30,000 
40,000 
45,000 
60,000 
66,000 
66,000 
57,000 
68,000 
59,000 
00,000 
61,000 
62,000 
63,000 
64,000 
66,000 
66,000 
67,000 
68,000 
69,000 
70,000 
71,000 
72,000 
73,000 
74,000 
76,000 
78,000 



Inch. 

o. 

.0003 
.0006 

.0018 
.0027 
.0032 
.0038 
.0043 
.0045 
.0048 
.0049 
.0054 
.0065 
.0058 
.0000 
.0063 
.0070 
.0084 
.0100 
.0180 
.0220 
.0270 
.0380 
.0470 
.0670 
.0720 
.0940 
.1090 


Inch. 

a 

0. 


Initial load. 

Tensile strength. 

-28 per cent elongation m 2". 




a 
a 
a 












































.56 







Elongation of inch sections, ".28*, '.28*. 
Diameter at fracture, ".36; area, .1018 square inch. 
Contraction of area, 49.1 per cent. 
Fractured at middle of stem. 
Appearance of fracture, silky. 



STEEL FOR COMPARISON OF TESTING MACHINES, 
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STEEL FOB COMPARISON OF TESTING MACHINES. 



TENSILE TESTS OF THREE STEEL BARS FOR COMPARISON OF 
TESTING MACHINE AT WORKS OF AMERICAN AND BRITISH MAN- 
UFACTURINO COMPANY, BRIDGEPORT, CONN. 

No. 8449. 
Cold rolled steel. 
Marks, No. 1. C. R. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 2". 



Applied 

loads per 

square 

iDCh. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


8et. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
45,000 
50,000 
55,000 
60,000 
65,000 
70,000 
75,000 
80,000 
81,000 
82,000 
83,000 
84,000 
85,000 
86,000 
87,000 
88,000 
89,000 
90,000 
98,500 



Inch. 

a 

.0002 
.0005 
.0018 
.0022 
.0025 
.0028 
.0031 
.0035 
.0038 
.0042 
.0046 
.0060 
.0050 
.0062 
.0064 
.0068 
.0071 
.0075 
.0085 
.0104 
.0145 
.0261 
.0532 


Inch. 

a 
a 


Initial load. 














a 




























Elastic limit (not well denned). 

Tensile strength. 

= 15.5 per cent elongation in 2". 




















.31 







Elongation of inch sections, ".25*, ".06. 

Diameter at fracture, ".37; area, .1075 square inch. 

Contraction of area, 46.2 per cent. 

Fractured ".75 from the neck. 

Appearance of fracture, silky. 



8TEEL FOB COMPABISON OF TESTING MACHINES. 

No. 8450. 
Machinery steel. 
Marks, No. 2. Mach. 
Diameter, ".60S. 
Sectional area, .20 square inch. 
Gauged length, 2". 
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Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
80,000 
35,000 
87,000 
35,000 
36,000 
55,500 



Inch. 

a 

.0002 
.0005 

.0013 
.0019 
.0025 


Inch. 

a 
a 


Initial load. 

Elastic limit. Load fell. 

Tensile strength. 

=30.0 per cent elongation In 2". 










.0486 
.0555 








.78 







Elongation of inch sections, ".27, ".51*. 

Diameter at fracture, ".28; area, .0616 square inch. 

Contraction of area, 69.2 per cent. 

Fractured 1".00 from the neck. 

Appearance of fracture, fine silky. 

H. Doc. 1322, 60-2 3 
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STEEL FOB COMPABISON OF TESTING MACHINES. 



No- 8451. 
Machinery steel. 
Marks, No. 3. C. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 2". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Poundi. 

1,000 

5,000 

10,000 

20,000 

30,000 

35,000 

40,000 

45,000 

50,000 

46,000 

47,000 

68,000 




Inch. 

a 

.0003 
.0007 
.0014 
.0022 
.0025 
.0028 
.0032 
.0036 
.0580 
.0614 


Inch. 

a 
a 


Initial load. 

Elastic limit. Load fell. 

Tensile strength. 

= 34.0 per cent elongation in 2". 




a 














.68 







Elongation of inch sections, ".21, ".41*. 

Diameter at fracture, ".32; area, .0804 square inch. 

Contraction of area, 59.8 per cent. 

Fractured 1".10 from the neck. 

Appearance of fracture, fine silky. 



STEEL FOR COMPABISON OF TESTING MACHINES. 
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TENSILE TESTS OF SIX STEEL BARS FOR COMPARISON OF TESTING 
MACHINE AT WORKS OF CRUCIBLE STEEL COMPANY OF AMERICA, 
PITTSBURG, PA. 

No. 8473. 
Marks, 1. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
35,000 
40,000 
43,000 
44,000 

45,000 

46,000 
47,000 
48,000 
40,000 
50,000 
51,000 
66,600 



Inch. 

a 

.0004 
.0000 

.0020 
.0020 
.0034 
.0030 
.0043 
.0044 
/ .0045 
\ .0350 
.1100 
.1100 
.1112 
.1117 
.1145 
.1205 


Inch. 
0. 

o. 


Initial load. 








0. 






Elastic limit. 






















Tensile strength. 


.08 




=32. 7 per cent elongation in 3". 





Elongation of inch sections, ".21, ".54*, ".23. 
Diameter at fracture, ".31; area, .0755 square inch. 
Contraction of area, 62.2 per cent. 
Fractured at middle of stem. 
Appearance of fracture, fine silky. 



36 STEEL FOB COMPARISON OF TESTING MACHINES. 

No. 8474. 
Marks, 3. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 

1,000 

5,000 

10,000 

20,000 

80,000 

35,000 

40,000 

45,000 

48,000 

49,000 

55,000 

66,500 




Inch. 

0. 

.0003 
.0009 

.0019 
.0029 
.0034 
.0037 
.0044 
.0047 
.0048 
.1545 


Inch. 

0. 

0. 


Initial load. 
Elastic limit. 








0. 












Tensile strength. 

—80.7 per cent elongation in 3". 


.92 







Elongation of inch sections, ".19, ".47*, ".26. 
Diameter at fracture, ".31; area, .0755 square inch. 
Contraction of area, 62.2 per cent. 
Fractured 1 ".45 from the neck. 
Appearance of fracture, fine silky. 



STEEL FOR COMPARISON OF TESTING MACHINES. 
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No. 8475. 
Marks, 5. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
35,000 
40,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
40,000 
50,000 
51,000 
66,500 



a 

.0004 
.0000 

.0020 
.0030 
.0035 
.0040 
.0045 
.0045 
.0046 
.0000 
.0650 
.1070 
.1150 
.1170 
.1205 


Inch. 

a 
a 


Initial load. 

Elastic limit 

Tensile strength. 

— 32.3 per cent elongation In 3". 








a 




















.07 







Elongation of inch sections, ".20, ".52*, ".25. 
Diameter at fracture, ".30; area, .0707 square inch. 
Contraction of area, 64.6 per cent. 
Fractured 1".70 from the neck. 
Appearance of fracture, fine silky. 



38 STEEL FOB COMPARISON OF TESTING MACHINES. 

No. 8476. 
Marks, 7. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
35,000 
40,000 
41.000 
42,000 
43.000 
44,000 
45,000 
46,000 
66,500 



Inch. 

a 

.0003 
.0000 

.0019 
.0029 
.0035 
.0041 
.0105 
.0210 
.0245 
.0500 
.0750 
.0940 


Inch. 

a 
a 


Initial load. 
Elastic limit 

Tensile strength. 

—32.3 per cent elongation in 3". 








.0001 














.97 







Elongation of inch sections, ".21, ".54*, ".22. 
Diameter at fracture, ".31; area, .0755 square inch. 
Contraction of area, 62.2 per cent. 
Fractured 1".90 from the neck. 
Appearance of fracture, fine silky. 



STEEL FOB COMPABISON OF TESTING MACHINES. 

No. 8477. 
Marks, 9. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 3". 
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Applied 

loads per 

square 

loch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
30,000 
35,000 
40.000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
66,000 



Inch. 

0. 

.0003 
.0006 

.0018 
.0028 
.0034 
.0039 
.0043 
.0044 
.0052 
.0650 
.0995 
.1030 
.1095 
.1150 


Inch. 
0. 

a 


Initial load. 

Elastic limit. 

Tensile strength. 

—31.7 per cent elongation in }". 








0. 


















.95 







Elongation of inch sections, " 20, " 53*, " 22. 
Diameter at fracture, " 31 ; area, .0755 square inch. 
Contraction of area, 62.2 per cent. 
Fractured at middle of stem. 
Appearance of fracture, fine silky. 



40 STEEL FOR COMPARISON OF TESTING MACHINES. 

No. 8478. 
Marks, 11. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 3". 



Applied 

loads per 

square 

Inch. 


In gauged length. 




Elonga- 
tion. 


Set. 


Remarks. 


Pound*. 
1,000 
5,000 
10,000 
20,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43.000 
44,000 
45,000 
46,000 
47,000 
48,000 
66,000 



Inch. 

0. 

.0003 
.0006 
.0018 
.0028 
.0033 
.0038 
.0040 
.0043 
.0190 
.0660 
.0845 
.0902 
.0985 
.1035 


Inch. 

0. 

0. 


Initial load. 

Elastic limit 
Tensile strength. 








0. 


















1.01 




—33.7 per cent elongation in 3". 





y* w* UB »» uu * u * 



Elongation of inch sections, ".23, ".55*, ".23. 
Diameter at fracture, ".31; area, .0755 square inch. 
Contraction of area, 62.2 per cent. 
Fracture at middle of stem. 
Appearance of fracture, fine silky. 



STEEL FOB COMPARISON OF TESTING MACHINES. 
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STEEL WIRE. 
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STEEL WIBE. 
SQUARE STEEL WIRE. 



Material received from John A. Roebling's Sons Company, Trenton, 

N. J. 



TENSILE TESTS. 







Sectional 
area. 


Elastic limit 


Tensile strength. 


Marks. 


Dimensions. 














Total. 


Per square 
Inch. 


Total 


Per square 
Inch. 




« a 


Sq.in. 


Pound*. 


Pounds. 


Pounds. 


Pounds. 


1-0 


.102X.103 


.0105 


1,700 


161,900 


2,260 


215,240 


1-1 


.100X.100 


.0100 


1,750 


175,000 


2,050 


205,000 


5-0 


.102X.102 


.0104 


1,850 


177,880 


2,170 


206,650 


6-1 


.100X.100 


.0100 


1,700 


170,000 


2,065 


206,500 


10- 


.100X.100 


.0100 


1,500 


150,000 


1,900 


190,000 


10- I 


.100X.100 


.0100 


1,050 


165,000 


1,936 


193,600 


15-0 


.102X.101 


.0103 


1,750 


169,000 


2,096 


203,500 


15-1 


. 101 X. 101 


.0102 


1,650 


161,760 


1,975 


193,630 


25- O 


.100X100 


.0100 


1,750 


175,000 


2,030 


203,000 


25- I 


.100X.100 


.0100 


1,700 


170,000 


1,950 


195,000 



DETAILS OF ELONGATIONS. 

Elongations measured on gauged length of 6'' 



Total 








Elongations of samples marked — 








loads ap- 










































plied. 


l-O. 


1-1. 


5-0. 


5-1. 


10-O. 


10-1. 


15-0. 


15-L 


25-0. 


25-L 


Pounds. 


Inch. 


Inch. 


Inch. 


Inch. 


Inch. 


Inch. 


Inch. 


Inch. 


Inch, 


Inch. 


500 


0. 


0. 


0. 


0. 


0. 


0. 


0. 


0. 


0. 


o. 


1,000 


.0132 


.0140 


.0118 


.0151 


.0153 


.0178 


.0143 


.0158 


.0149 


.0150 


1,200 


.0197 


.0211 


.0167 


.0232 


.0275 


.0280 


.0220 


.0251 


.0232 


.0240 


. 1,400 


.0290 


.0300 


.0256 


.0353 


.0420 


.0418 


.0328 


.0385 


.0351 


.0365 


1,500 


.0328 


.0355 


.0372 


.0430 


.0545 


.0525 


.0389 


.0505 


.0435 


.0451 


1,600 


.0386 


.0428 


.0392 


.0521 


.0720 


.0678 


.0470 


.0591 


.0530 


.0560 


1,650 




.0463 


.0418 


.0576 


.0860 


.0745 


.0525 


.0660 


.0590 


.0630 


1,700 


.0448 


.0500 


.0471 


.0636 


.0985 


.0660 


.0594 


.0770 


.0680 


.0700 


1,750 




.0557 


.0529 


.0725 


.1215 


.1022 


.0642 


.0680 


.0750 


.0810 


1,800 


.0542 


.0640 


.0586 


.0805 




.1210 


.0725 


.1020 


.0891 


.0930 


1,850 




.0735 


.0642 


.0920 






.0630 


.1340 


.1100 


.1214 


1,900 


.0668 


.0855 


.0735 








.0975 








1,950 




.0994 


.0810 








.1205 








2,000 


.0862 




.0970 
















2,100 


.1235 





















INGOT METAL 



PUNCHED INGOT, TENSILE TESTS. 
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INGOT METAL. 




zO 




ze$& 



INGOT METAL. 

PUNCHED INGOT, 108181 C. 

No. 8502. 
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Punched ingot, 108181 C. 

Marks, 2 I. L. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
61,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
94,800 



Inch. 

o. 

.0003 
.0008 

.0019 

.0030 

.0036 

.0044 

.0045 

.0048 

.0050 

.0052 

.0056 

.0065 

.0067 

.0078 

.0090 

.0108 

.0136 

.0158 

.0200 

.0232 

.0270 

.0290 

.0305 

.0350 

.0383 

.0415 

.0483 

.07 

.08 

.10 

.12 


Inch. 

a 
a 


Initial load. 
Elastic limit. 

Tensile strength. 

—5.0 per cent elongation in 3". 




a 


0.0002 








.0008 










































.15 







Elongation of inch sections, ".07*, ".04, ".04. 
Diameter at fracture, ".55; area, .2376 square inch. 
Contraction of area, 5.0 per cent. 
Fractured, ".95 from the neck. 
Appearance of fracture, granular. 
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INGOT METAL. 
No. 8503. 



Punched ingot, 108181 C. 

Marks, 2 M. L. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
45,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000' 
56,000 
57,000 
58,000 
59,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
100,400 



Inch. 

0. 

.0003 
.0008 
.0029 
.0034 
.0040 
.0045 
.0049 
.0051 
.0052 
.0054 
.0067 
.0070 
.0082 
.0096 
.0120 
.0137 
.0154 
.0163 
.0175 
.0210 
.0235 
.0275 
.0315 
.0350 
.0405 
.06 
.07 
.08 
.11 
.13 
.18 


Inch. 

0. 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 

—6.3 per cent elongation in 3". 


0. 


0. 
0. 






.0008 












































A9 







Elongation of inch sections, ".05, 
Diameter at fracture, ".55; area, 
Contraction of area, 5.0 per cent. 
Fractured 1".15 from the neck. 
Appearance of fracture, granular. 



".09*, ".05. 
,2376 square inch. 



INGOT METAL. 

No. 8504. 
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Punched ingot, 108181 C. 

Marks, 2 M. L. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
36,000 
40,000 
43,000 
44,000 
46,000 
46,000 
47,000 
48,000 
49,000 
60,000 
62,000 
54,000 
66,000 
68,000 
60,000 
64,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
99.200 



Inch. 

o. 

.0003 
.0008 

.0029 

.0035 

.0042 

.0045 

.0052 

.0053 

.0068 

.0060 

.0067 

.0073 

.0097 

.0123 

.0162 

.0180 

.0210 

.0235 

.0325 

.0405 

.0440 

.06 

.08 

.09 

.11 

.14 


Inch. 

0. 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 

=5.7 per cent elongation in 3". 


a 


o. 




.0006 






































.17 







Elongation of inch sections, ".05, ".07*, ".05. 
Diameter at fracture, ".55; area, .2376 square inch. 
Contraction of area, 5.0 per cent. 
Fractured 1".30 from the neck. 
Appearance of fracture, granular. 



H. Doc. 1322—60-2- 
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INGOT METAL. 



No. 8505. 



Punched ingot, 108181 C. 

Marks, 2 O. L. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

Inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
6,000 
10,000 
30,000 
35,000 
40,000 
45,000 
46,000 
47,000 
48,000 
49,000 
60,000 
51,000 
- 52,000 
53,000 
64,000 
65,000 
66,000 
67,000 
58,000 
59,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,600 



Inch. 

a 

.0003 
.0008 

.0027 

.0033 

.0039 

.0045 

.0048 

.0049 

.0052 

.0055 

.0058 

.0063 

.0075 

.0090 

.0106 

.0125 

.0138 

.0158 

.168 

.0180 

.0194 

.0235 

.0270 

.0330 

.0353 

.0390 

.06 

.07 

.06 

.10 

.12 

.15 


Inch. 

a 
a 


Initial load. 
Elastic limit 

Tensile strength. 

-8.0 per cent elongation in 8". 


a 


♦ a 

.0002 








.0009 


















• 


























.24 







Elongation of inch sections, ".06, ".08, ".10*. 
Diameter at fracture, ".54; area, .2290 square inch. 
Contraction of area, 8.4 per cent. 
Fractured 1".00 from the neck. 
Appearance of fracture, granular. 



INGOT METAL. 

No. 8506. 
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Punched ingot, 108181 C. 

Marks, 3 R. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


8et. 


Pounds. 
1,000 
6,000 
10,000 
80,000 
35,000 
40,000 
41,000 
43,000 
44,000 
45,000 
45,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
66,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
107,600 



Inch. 

a 

.0003 
.0006 

.0028 

.0035 

.0040 

.0044 

.0046 

.0049 

.0050 

.0056 

.0063 

.0067 

.0072 

.0080 

.0003 

.0130 

.0138 

.0165 

.0202 

.0235 

.0260 

.0330 

.0370 

.0395 

.0425 

.06 

.07 

.09 

.11 

.13 

.16 


Inch. 

a 
a 


Initial load. 

Elastic limit. 

• 

Tensile strength. 

—12.0 per cent elongation in 3". 


a 


.0001 






.0005 








.0030 




































.36 







Elongation of inch sections, ".10, ".16*, ".10. 
Diameter at fracture, ".52; area, .2124 square inch. 
Contraction of area, 15.0 per cent. 
Fractured 1".45 from the neck. 
Appearance of fracture, granular. 



52 



INGOT METAL. 

No. 8507. 



Punched ingot, 108181 C. 

Marks, 3 R. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
6,000 
10,000 
30,000 
35,000 
40,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
63,000 
54,000 
55,000 
66,000 
68,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
107,600 



Inch. 
0. 
.0003 

.0007 

.0026 

.0033 

.0039 

.0043 

.0044 

.0047 

.0048 

.0052 

.0053 

.0058 

.0063 

.0070 

.0087 

.0099 

.0120 

.0135 

.0173 

.0210 

.0245 

.0280 

.0325 

.0370 

.0409 

.06 

.07 

.08 

.10 

.12 

.15 


Inch. 

0. 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 

—8.7 per cent elongation in 3". 


0. 


0. 


.0002 








.0008 


















...» 




















.26 







Elongation of inch sections, ".07, 
Diameter at fracture, ".53; area, 
Contraction of area, 11.8 per cent, 
Fractured ".60 from the neck. 
Appearance of fracture, granular. 



".09, ".10*. 
.2206 square inch. 



INGOT METAL. 

No. 8508. 



53 



Punched ingot, 108181 C. 

Marks, 3 R. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
42,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
106,400 



Inch. 

0. 

.0003 
.0008 

.0027 

.0033 

.0040 

.0043 

.0047 

.0048 

.0053 

.0058 

.0065 

.0074 

.0092 

.0096 

.0112 

.0125 

.0140 

.0175 

.0198b 

.0240 

.0277 

.0335 

.0360 

.0405 

.0440 

.06 

.07 

.09 

.11 

.13 

.16 


Inch. 

0. 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 

- 10.7 per cent elongation in 3". 


0. 


0. 




.0004 








.0029 






































.32 







Elongation of inch sections, ".07, 'Ml, ".14*. 

Diameter at fracture, ".52; area, .2124 square inch. 

Contraction of area, 15.0 per cent. 

Fractured ".50 from the neck. 

Appearance of fracture, granular, silky spot at circumference. 



54 



INGOT METAL. 



No. 8509. 



Punched ingot, 108181 C. 

Marks, 3 R. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
6,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49.000 
60,000 
51,000 
52,000 
53,000 
64,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
107,600 



Inch. 

0. 

.0003 
.0008 

.0027 
.0035 
.0042 
.0044 
.0046 
.0047 
.0048 
.0050 
.0055 
.0056 
.0060 
.0066 
.0075 
.0088 
.0098 
.0115 
.0137 
.0165 
.0200 
.0236 
.0270 
.0325 
.0355 
.0390 
.0435 
.06 
.07 
.08 
.10 
13 
.16 


Inch. 

o. 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 
-12. 3 per cent elongation in 3". 


0. 


.0002 








.0005 








.0023 






































.37 







Elongation of inch sections, ".17*, ".12, ".08. 

Diameter at fracture, ".51; area, .2043 square inch. 

Contraction of area, 18.3 per cent. 

Fractured ".67 from the neck. 

Appearance of fracture, fine granular, silky center. 



INGOT METAL. 
No. 8510. 



55 



Punched ingot, 108181 C. 

Marks, 4 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

toads per 

square 

ineh. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
6,000 
10,000 
30,000 
35,000 
40,000 
41,000 
43,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
61,000 
52,000 
53,000 
54,000 
65,000 
58,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
96,000 
100,000 
108,000 



Inch. 

0. 
.0003 
.0008 
.0029 
.0035 
.0041 
.0043 
.0045 
.0048 
.0050 
.0052 
.0054 
.0056 
.0059 
.0070 
.0067 
.0112 
.0120 
.0139 
.0154 
.0190 
.0230 
.0270 
.0306 
.0346 
.0395 
.0422 
.05 
.07 
.08 
.10 
.12 
.16 


Inch. 

o. 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 

- 13.3 per cent elongation In 3". 


a 


.0001 




.0002 








.0009 








































.40 







Elongation of inch sections, 'Ml, ".18*, 'Ml. 
Diameter at fracture, ".52; area, .2124 square inch. 
Contraction of area, 15.0 per cent. 
Fractured 1".38 from the neck. 
Appearance of fracture, fine granular. 
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INGOT METAL. 

No. 8511. 



Punched ingot, 108181 C. 

Marks, 4 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1.000 
5.000 
10.000 
30.000 
35,000 
40,000 
41,000 
43,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
107,600 



Inch. 

0. 

.0003 
.0007 
.0029 
.0034 
.0040 
.0043 
.0045 
.0048 
.0055 
.0058 
.0063 
.0070 
.0080 
.0100 
.0110 
.0125 
.0142 
.0175 
.0208 
.0247 
.0290 
.0340 
.0375 
.0400 
.0450 
.05 
.07 
.09 


Inch. 
0. 

a 


Initial load. 


a 




a 


Elastic limit. 

Tensile strength. 

- 13.7 per cent elongation In 3". 




.0004 








.0030 






























.10 




.13 
.16 








.41 







Elongation of inch sections, ".10, ".20 *, ".11. 

Diameter at fracture, ".51; area, .2043 square inch. 

Contraction of area, 18.3 per cent. 

Fractured 1".45 from the neck. 

Appearance of fracture, fine granular, silky center. 



INGOT METAL. 
No. 8512. 



57 



Punched ingot, 108181 C. 

Marks, 4 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

sqtiare 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,200 



Inch. * 

a 

.0003 
.0008 
.0029 
.0034 
.0042 
.0044 


Inch. 

0. 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 

—13.3 per cent elongation in 3". 


0. 


.0002 


.0045 
.0046 
.0050 








.0054 

.0064 

.0074 

.0086 

.0108 

.0119 

.0135 

.0144 

.0178 

.0215 

.0270 

.0293 

.0335 

.0380 

.0414 

.0460 

.0510 

.07 

.08 

.09 

.12 

.14 

.18 


.0008 








.0068 




































.40 





Elongation of inch sections, ".16*, ".14, " 10. 

Diameter at fracture, ".51; area, .2043 square inch. 

Contraction of area, 18.3 per cent. 

Fractured 1" from the neck. 

Appearance of fracture, fine granular, silky spot at circumference. 
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INGOT METAL. 

No. 8513. 



Punched ingot, 108181 C. 

Marks, 4 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 
Inch. 

a 
a 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
107,600 



Inch. 

a 

.0003 
.0006 

.0030 

.0036 

.0043 

.0044 

.0045 

.0048 

.0050 

.0050 

.0055 

.0059 

.0002 

.0070 

.0084 

.0099 

.0108 

.0145 

.0175 

.0240 

.0253 

.0293 

.0330 

.0368 

.0403 

.0445 

.06 

.07 

.09 

.11 

.13 


• 
Initial load. 

Elastic limit 

• 

Tensile strength. 

— 14.0 per cent elongation in 3". 


a 


.0002 








.0006 








.0035 
































.16 






.42 








Elongation of inch sections, 'MO, .19*, ".13. 

Diameter at fracture, ".51 ; area .2043 square inch. 

Contraction of area, 18.3 per cent. 

Fractured 1".45 from the neck. 

Appearance of fracture, fine granular, silky spot at circumference. 



INGOT METAL. 

No. 8514. 



59 



Punched ingot, 108181 C. 

Marks, 5 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
46,000 
46,000 
47,000 
48,000 
40,000 
50,000 
51,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
76,000 
80,000 
85,000 
90,000 
95,000 
100,000 
107,600 



Inch. 

a 

.0003 
.0008 

.0030 

.0035 

.0043 

.0043 

.0044 

.0047 

.0048 

.0050 

.0053 

.0055 

.0060 

.0064 

.0073 

.0095 

.0113 

.0150 

.0177 

.0215 

.0248 

.0285 

.0345 

.0376 

.0430 

.0458 

.06 

.07 

.09 

.10 

.11 

.15 


Inch. 

a 
a 


Initial load. 
Elastic limit 

Tensile strength. 

— 16.0 per cent elongation in 3". 


a 


a 








.0003 








.0023 




































.48 







Elongation of inch sections, 'Ml, ".25*, ".12. 

Diameter at fracture, ".50; area, .1964 square inch. 

Contraction of area, 21.4 per cent. 

Fractured 1".65 from the neck. 

Appearance of fracture, fine granular 80 per cent, silky 20 per cent 



60 



INGOT METAL. 

No. 8515. 



Punched ingot, 108181 C. 

Marks, 5 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
109,200 



Inch. 

0. 

.0003 
.0008 

.0030 

.0035 

.0042 

.0043 

.0045 

.0045 

.0047 

.0048 

.0050 

.0052 

.0055 

.0055 

.0058 

.0064 

.0069 

.0080 

.0104 

.0120 

.0137 

.0166 

.0200 

.0245 

.0273 

.0320 

.0363 

.0395 

.05 

.06 

.06 

.09 

.11 

.13 


Inch. 

0. 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 

- 14.7 per cent elongation In 3". 


0. 


.0001 








.0002 








.0006 








































.44 







Elongation of inch sections ".11, ".21*, ".12. 

Diameter at fracture, ".50; area, .1964 square inch. 

Contraction of area, 21.4 per cent. 

Fractured 1".70 from the neck. 

Appearance of fracture, fine granular 90 per cent, silky 10 percent. 



INGOT METAL. 

No. 8516. 



61 



Punched ingot, 108181 C. 

Marks, 5 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

toads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
' tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 


Inch. 
0. r 
.0003 
.0008 

.0029 
.0035 
.0041 
.0045 
.0046 
.0047 
.0049 
.0050 
.0053 
.0055 
.006)) 
.0065 
.0076 
.0090 
.0109 
.0138 
.0160 
.0191 
.0230 
.0275 
.0335 
.0357 


Inch. 

a 
a 


Initial load. 
Elastic limit. 


0. 


0. 








.0003 








.0025 


















68,000 -«KS 




70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
108,000 



.0445 

.05 

.07 

.08 

.10 

.11 

.15 



















Tensile strength. 


.41 




-137 per cent elongation in 3". 





Elongation of inch sections, "12, ".19*, ".10. 
Diameter at fracture, ".51; area, .2043 square inch. 
Contraction of area, 18.3 per cent. 
Fractured 1".45 from the neck. 
Appearance of fracture, fine granular. 
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INGOT METAL. 
No. 8517. 



Punched ingot, 108181 C. 

Marks, 5 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
108,400 



Inch. 

o. 

.0003 
.0009 

.0030 
.0037 
.0043 
.0043 
.0045 
.0047 
.0049 
.0060 
.0053 
.0055 
.0060 
.0063 
.0070 
.0084 
.0102 
.0128 
.0156 
.0192 
.0228 
.0265 
- .0315 
.0353 
.0385 
.0426 
.05 
.07 
.06 
.10 
.11 
.15 


Inch. 

0. 

0. 


Initial load. * 
Elastic limit 

Tensile strength. 

=14.7 per cent elongation in 3". 


a 


a 








.0003 








.0019 




































.44 







Elongation of inch sections, 'Ml, ".21*, ".12. 

Diameter at fracture, ".51; area, .2043 square inch. 

Contraction of area, 18.3 per cent. 

Fractured 1".60 from the neck. 

Appearance of fracture, fine granular 85 per cent, silky 15 per cent. 



INGOT METAL. 
No. 8518. 



63 



Punched ingot, 108181 C. 

Marks, 6 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
36,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
110,400 



Inch. 

a 

.0003 
.0008 

.0029 

.0034 

.0040 

.0042 

.0044 

.0044 

.0046 

.0047 

.0049 

.0060 

.0053 

.0066 

.0060 

.0065 

.0070 

.0088 

.0096 

.0112 

.0133 

.0153 

.0197 

.0230 

.0268 

.0306 

.0350 

.0380 

.06 

.06 

.07 

.09 

.11 

.13 


Inch. 

a 
a 


Initial load. 
Elastic limit 

Tensile strength. 

—14.7 per cent elongation in 3". 


a 


a 








.0001 








.0008 








































.44 







Elongation of inch sections, 'Ml, ".22*, 'Ml. 

Diameter at fracture, ".50; area, .1964 square inch. 

Contraction of area, 21.4 per cent. 

Fractured 1".75 from the neck. 

Appearance of fracture, fine granular, silky spot at circumference. 
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INGOT METAL. 
No. 8519. 



Punched ingot, 108181 C. 

Marks, 6 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

Inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
109,600 



Inch. 
.44 

.0003 

.0008 

.0029 

.0034 

.0039 

.0040 

.0042 

.0043 

.0044 

.0045 

.0046 

.0048 

.0051 

.0053 

.0057 

.0065 

.0070 

.0090 

.0105 

.0120 

.0134 

.0160 

.0198 

.0233 

.0270 

.0318 

.0350 

.0395 

.05 

.06 

.08 

.10 

.11 

.14 


Inch. 
0. 

a 


Initial load. 
Elastic limit. 

Tensile strength. 

•15. 3 per cent elongation in 3". 


0. 


a 








0. 








.0006 








































.46 







Elongation of inch sections, ".13, ".23*, ".10. 

Diameter at fracture, ".50; area, .1964 square inch. 

Contraction of area, 21.4 per cent. 

Fractured 1".55 from the neck. 

Appearance of fracture, fine granular 70 per cent, silky 30 per cent. 



INGOT METAL. 

No. 8520. 



65 



Punched ingot, 108181 C. 

Marks, 6 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 



Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85.000 
90,000 
95,000 
100,000 
111,200 




In gauged length. 



Elonga- 
tion. 



Inch. 

0. 

.0003 
.0008 
.0029 
.0034 
.0039 
.0040 
.0041 
.0043 
.0044 
.0044 
.0048 
.0048 
.0050 
.0050 
.0053 
.0055 
.0062 
.0063 
.0064 
.0083 
.0108 
.0140 
.0172 
.0202 
.0240 
.0280 
.0325 
.0360 
.05 
.06 
.07 
.09 
.10 
.13 



Remarks. 



.46 



Set. 



Inch. 

0. 

0. 



Initial load. 



.0002 



Elastic limit. 



Tensile strength. 

—15.3 per cent elongation In 3" 



Elongation of inch sections, ".18*, ".18*, ".10. 

Diameter at fracture, ".49; area, .1886 square inch. 

Contraction of area, 24.6 per cent. 

Fractured 1".25 from the neck. 

Appearance of fracture, fine granular 85 per cent, silky 15 per cent. 
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INGOT METAL. 
No. 8521. 



Punched ingot, 108181 C. 

Marks, 6 T. 

Diameter, ".564. 

Sectional area, .25 square inch. 

Gauged length, 3". 



Applied 

loads per 

square 

inch. 



Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
110,800 




In gauged length. 



Elonga- 
tion. 


Set., 


Inch. 

0. 
.0003 
.0008 
.0028 
.0033 
.0038 
.0040 
.0040 


Inch. 
0. 
0. 


0. 


a 




.0043 




.0043 




.0045 

.0045 

.0048 

.0048 

.0050 

.0052 

.0056 

.0058 

.0065 

.0083 

.0104 

.0115 

.0144 

.0180 

.0212 

.0268 

.0290 

.0355 

.0375 

.05 

.06 

.07 

.09 

.11 

.14 




.0002 








.0005 










































.46* "■" 





Remarks. 



Initial load. 



Elastic limit. 



Tensile strength. 
j —15.3 per cent elongation in 3". 



Elongation of inch sections, ".10, ".22*, ".14. 

Diameter at fracture, ".50; area, .1964 square inch. 

Contraction of area, 21.4 per cent. 

Fractured 1".40 from the neck. 

Appearance of fracture, fine granular, silky center* 



INGOT METAL. 
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SECTION OF STEEL INGOT. 
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SECTION OF STEEL INGOT. 
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SECTION OF STEEL INGOT. 

No. 8492. 
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Ingot, 19"X20".375X4". 

Marks, 1. 

Diameter, 1".129. 

Sectional area, 1.00 square inch. 

Gauged length, 10". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 
Inch. 

a 

0. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
36,000 
37,000 
38,000 
39,000 
40,000 
41,000 
42,000 



Inch. 

o. 

.0011 
.0030 
.0095 
.0111 
.0116 
.0119 
.0125 
.0130 
.0132 
.0137 


Initial load. 

Tensile strength. 

— .2 per cent elongation In 10". 


-.0002 










a 




.02 







Elongation of inch sections, ".00, ".00, ".00, ".01, ".01, ".01, ".01, 
".01, ".01, ".02. 

Diameter at fracture, 1".129; area, 1.00 square inch. 

Contraction of area, 0.0 per cent. 

Fractured, ".90 from the neck. 

Appearance of fracture, columnar, with dark blue patch at cir- 
cumference. 
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SECTION OP STEEL INGOT. 

No. 8493. 



Ingot, 19"X20".375X4". 

Marks, 2. 

Diameter, 1".129. 

Sectional area, 1.00 square inch. 

Gauged length, 10". 



Applied 

loads per 

square 

Inch. 


In gauged length. 


1 


Elonga- 
tion. 


Set. 


Remarks. 


Poundi. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
71,200 



Inch. 

0. 

.0010 
.0023 
.0091 
.0112 
.0132 
.0139 
.0145 
.0149 
.0158 
.0166 
.0172 


Inch. 

0. 

0. 


Initial load. 1 

1 


0. 




.0003 






i 










.0013 


Elastic limit. 


.0188 
.0214 











.0238 

.0280 

.05 

.06 

.07 

.09 

.10 

.11 

.12 

.14 

.15 

.16 




1 




















, 




















Tonsile strength. 

— 1.0 per cent elongation In 10". 






.16 








Elongation of inch sections, ".01, ".01, "05*, ".02, ".01, ".00, ".02, 
.01, ".01, ".02. 

Diameter at fracture, 1".12; area, .9852 square inch. 
Contraction of area, 1.5 per cent. 
Fractured 2".85 from the neck. 
Appearance of fracture, coarse granular, flaky. 



SECTION OF STEEL INGOT. 

No. 8494. 
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Ingot, 19"X20" .375X4". 

Marks, 3. 

Diameter, 1".129. 

Sectional area, 1.00 square inch. 

Gauged length, 10". 



Applied 

loads per 

square 

inch. 


In gauged length. 




Elonga- 
tion. 


Set. 


Remarks 


PoundM. 
1,000 
5,000 
10,000 
30,000 
35,000 
36,000 
37,000 
38,000 
39,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,003 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
62,300 



Inch. 

a 

.0011 
.0030 
.0101 
.0130 
.0132 
.0138 
.0140 
.0145 
.0150 
.0157 
.0165 
.0180 
.0200 


Inch. 
0. 
0, 


Initial load. 


0. 




















.0011 






Elastic limit. 











.0225 






.0260 

.0310 

.0350 

.0405 

.0450 

.07 

.09 

.10 

.11 

.12 

.14 
















































Tensile strength. 


.13 




— 1.3 per cent elongation in 10". 








Elongation of inch sections, ".01, ".01, ".01, ".02, ".01, ".03* 
".01, ".01, ".01, ".01. 

Diameter at fracture, 1".12; area, .9852 square inch. 

Contraction of area, 1.5 per cent. 

Fractured 5". 23 from the neck. 

Appearance of fracture, coarse granular, flaky. 
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SECTION OF STEEL INGOT. 

No. 8495. 



Ingot, 19"X20".375X4". 

Marks, 4. 

Diameter, 1".129. 

Sectional area, 1.00 square inch. 

Gauged length, 10". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
36,000 
37,000 
38,000 
39,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
62,000 
54,000 
56,000 
58,000 
60,000 
62,000 
63,300 



Inch. 

0. 

.0010 
.0028 
.0100 
.0119 
.0122 
.0130 
.0134 
.0141 
.0152 
.0160 
.0175 
.0198 
.0225 
.0270 
.0302 
.0352 
.0390 
.0420 
.0485 
.08 
.09 
.10 
.12 
.13 
.15 


Inch. 

0. 

0. 


Initial load. 

1 


a 


1 


















.0015 


Elastic limit. 














.0110 






























Tensile strength. 


.13 




= 1.3 per cent elongation In 10". 







Elongation of inchsections, ".03*, ".01, ".01, ".02, ".01, ".01, ".01, 
".01, ".02, ".00. 

Diameter at fracture, 1".12; area, .9852 square inch. 

Contraction of area, 1.5 per cent. 

Fractured ".25 from the neck. 

Appearance of fracture, coarse granular, flaky. 



SECTION OP STEEL INGOT. 

No. 8496. 
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Ingot, 19" X 20" .375 X 4". 

Marks, 5. 

Diameter, 1".129. 

Sectional area, 1.00 square inch. 

Gauged length, 10". 



Applied 

loads per 

square 

inch. 


In ganged length. 




Elonga- 
tion. 


Set. 


Remarks. 


Pounds. 
1,000 
5.000 
10,000 
30,000 
35,000 
36,000 
37,000 
38,000 
39,000 
40,000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
52, COO 
54,000 
56, COO 
58,000 
60,000 
62,000 
64,000 
64,800 



Inch. 

o. 

.0011 

.0029 

.0101 

.0118 

.0122 

.0130 

.0138 

.0147 

.0157 

.0107 

.0184 

.0205 

.0235 

.0270 

.0310 

.0375 

.0425 

.0490 

.0560 

.06 

.09 

.10 

.11 

.13 

.15 

.16 


Inch. 

0. 

0. 


Initial load. 


.0001 













::::::::::.. 








.0020 


Elastic limit. 














.0115 








































* 




" 






Tensile strength. 


.16 




—1.6 per cent elongation In 10". 







Elongation of inch sections, ".01, ".01, ".01, ".03, ".01, ".01, ".01, 
.01, ".01, ".05*. 

Diameter at fracture, 1".12; area, .9852 square inch. 
Contraction of area, 1.5 per cent. 
Fractured ".30 from the neck. 
Appearance of fracture, coarse granular, flaky. 
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SECTION OF STEEL INGOT. 

No. 8497. 



Ingot, 19" X 20".375 X 4". 
Marks; 1, annealed. 
Diameter, 1".129. 
Sectional area, 1.00 square inch. 
Gauged length, 10". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 

Inch. 

0. 

0. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
45,000 
50.000 
53,000 
54,000 
55,000 
56,000 
57,000 
58,000 
50,000 
60,000 
64,000 
68,000 
72,000 
HI, GOO 


Inch. 

0. 

.0011 
.0026 
.0092 
.0111 
.0130 
.0147 
.0167 
.0180 
.0185 
.0195 
.0740 
.0796 
.0832 
.0890 
.0950 
.13 
.17 
.19 


Initial load. 


-.0002 




-.0001 
-.0002 
0. 










Elastic limit 




































Tensile strength. 


.68 




—0.8 percent elongation In 10". 









Elongation of inch sections, ".07, ".07, ".06, ".07, ".07, ".09*, 
".07, ".06, ".06, ".06. 

Diameter at fracture, l."09; area, .9331 square inch. 

Contraction of area, 6.7 per cent. 

Position of fracture, 4.75 from the neck. 

Appearance of fracture, fine granular, radiating from a dark spot 
at circumference. 



8BCTI0N OF STEEL, INGOT. 

No. 8498. 
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Ingot, 19" X 20".375 X 4". 
Marks; 2, annealed. 
Diameter, 1".129. 
Sectional area, 1.00 square inch. 
Gauged length, 10". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


8et. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
45,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000 
56,0CC 
57,000 
58,000 
59,000 
60,000 
64,000 
68,000 
72,000 
76,000 
80,000 
85,000 
90,000 
91,600 



Inch. 

a 

.0011 

.0027 

.0097 

.0112 

.0132 

.0150 

.0172 

.0178 

.0190 

.0335 

.0550 

.0770 

.0820 

.0860 

.0930 

.0990 

.1050 

.14 

.17 

.20 

.24 

.27 

.33 

.41 


Ifieh. 

a 

a 


Initial load. 
Elastic limit 


-.0002 


-.0002 

a 

.0002 












































Tensile strength. 


.39 




—3.9 per cent elongation in 10". 





Elongation of inch sections, ".03, ".04, ".03, ".05, ".03, ".04, 
.06*, " 03, ".04, ".04. 

Diameter at fracture, 1".10; area, .9503 square inch. 
Contraction of area, 5.0 per cent. 
Fractured 3".60 from the neck. 
Appearance of fracture, fine granular. 
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SECTION OF STEEL INGOT. 
No. 8499. 



Ingot, 19" X 20".375 X 4". 
Marks; 3, annealed. 
Diameter, 1".129. 
Sectional area, 1.00 square inch. 
Gauged length, 10". 



Applied 

loads per 

square 

Inch. 



Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
45,000 
50,000 
51,000 
52,000 
63,000 
54,000 
55,000 
56,000 
57,000 
58,000 
59,000 
60,000 
64,000 
68,000 
72,000 
73,800 




In gauged length. 



Elonga- 
tion. 



Inch.. 
a 

.0011 

.0028 

.0098 

.0115 

.0134 

.0152 

.0174 

.0180 

.0187 , 

.0640 | 

.0830 

.0900 I 

.0970 

.1060 I 

.1125 

.1172 I 

.1250 

.17 ! 

.20 

.24 ! 



.22 



Set. 



Inch. 

a 
a 



.0002 
.0005 



Remarks. 



Initial load. 



Elastic limit. 



Tensile strength. 

—2.2 per cent elongation in 10". 



Elongation of inch sections, ".02, ".02, ".02, ".03, ".03*, ".02, 



.02, ".03, ".01, ".02. 



Diameter at fracture, l".ll; area, .9677 square inch. 
Contraction of area, 3.2 per cent. 
Fractured 5". 25 from the neck. 
Appearance of fracture, fine granular. 



SECTION OF STEEL, INGOT. 

No. 8500. 
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Ingot, 19" X 20" .375 X 4". 
Marks; 4, annealed. 
Diameter, 1".129. 
Sectional area, 1.00 square inch. 
Gauged length, 10". 



Applied 
loads per 

square 

ioch. 


In gauged length. 


Remarks. 




Elonga- 
tion. 


Set. 




Pounds. 

1,000 

5,000 

10,000 

30,000 

35,000 


Inch. 

0. 

.0012 
.0030 
.0100 
.0118 
.0137 
.0155 
.0177 
.0182 
.0186 
.0103 
.0730 
.0850 


Inch. 

o. 
a 


Initial load. 
Elastic limit 

Tensile strength. 

—2.6 per cent elongation in 10". 




a 




40,000 
i 45,000 

50,000 
j 51,000 


a 

.0002 
.0005 




1 52,000 






63,000 






54,000 
55,000 
56,000 
57,000 
58,000 
50,000 
60,000 
64,000 
68,000 
72,000 
76,000 
78,100 











.0910 






.0070 

.1040 

.1130 

.1190 

.17 

.20 

.24 

.28 






































.26 











Elongation of inch sections, ".03, ".02, ".03, ".03, ".03, ".02, ".03, 
".02, ".03, ".02 

Diameter at fracture, 1".12; area, .9852 square inch. 

Contraction of area, 1.5 per cent. 

Fractured at the neck. 

Appearance of fracture, fine granular. 
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SECTION OP STEEL INGOT. 
No. 8501. 
X 4". 



Ingot, 19" X 20".375 
Marks; 5, annealed. 
Diameter, 1".129. 
Sectional area, 1.00 square inch. 
Gauged length, 10". 



Applied 

loads per 

square 

inch. 


In gauged length. 




Elonga- 
tion. 


Set. 


Remarks. 


Pounds. 
1,000 
5,000 
10,000 
30,000 
35,000 
40,000 
45,000 
50,000 
51,000 
52,000 
53,000 
54,000 
55,000 
56,000 
57,000 
58.000 
59,000 
60,000 
64,000 
68.000 
72,000 
73,800 



Inch. 

0. 

.0013 
.0033 
.0102 
.0118 
.0138 
.0155 
.0176 
.0184 
.0850 


Inch. 

0. 

0. 


Initial load. 
Elastic limit. 


0. 


0. 
0. 
.0003 






.0910 

.0960 

.1010 

.1100 

.1180 

.1240 

.1315 

.1405 

.19 

.23 

.27 


























:::::::::::: 


















i 




Tensile strength. 

—2.7 per cent elongation in 10". 


.27 








Elongation of inch sections, ".06*, ".02, ".02, ".04, ".02, ".02, ".03, 
.02, ".03, ".01. 

Diameter at fracture, 1".12; area, .9852 square inch. 
Contraction of area, 1.5 per cent. 
Fractured ".60 from the neck. 
Appearance of fracture, fine granular. 



SECTION OF STEEL INGOT. 
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RAILROAD MATERIAL 
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RAILROAD MATERIAL. 



TENSILE TESTS OF SPECIMENS FROM HEADS OF STEEL RAILS. 
MATERIAL FURNISHED B YDR. P. H DUDLEY. 

No. 8465. 

Ordinary Bessemer steel, P. R. 100 pounds. Sec. 96 A. 

Heavy base, J" thick at edge. Rolled cold. 

Marks, 73961-1. B-4. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

inch. 


In gauged length. 




El uSt 1 Set - 


Remarks. 


Pound*. 

1,000 
5,000 
10,000 
30,000 
40,000 
45,000 
50,000 
55,000 
57,000 
58,000 
50,000 

60,000 

61,000 
62,000 
63,000 
64,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
110,000 


Inch. 

0. 

.0002 
.0005 
.0021 
.0027 


Inch. 
0. 
0. 


Initial load. 










.0031 






.0035 
.0037 
.0039 
.0040 
.0042 
/ .0064 
\ .0106 
.0140 
.0145 
.0150 
.0163 
.0168 
.0245 
.03 
.04 
.05 
.06 
.08 
.10 
.12 


0. 














Elastic limit. 






























































.17 






111,500 






Tensile strength. 





.26 




= 13.0 per cent. 









Elongation of inch sections, ".12, ".14*. 

Diameter at fracture, ".46; area, ".1662 square inch. 

Contraction of area, 16.9 per cent. 

Position of fracture, l."00 from neck. 

Appearance of fracture, fine granular, silky spot at circumference. 



RAILROAD MATERIAL. 

No. 8466. 

Ordinary Bessemer steel, P. R. 100 pounds. 

Marks, 73961-1. 1-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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Sec. 96 A. 



Applied 

loads per 

sqaare 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 

• 30,000 
40,000 
45,000 
50,000 
56,000 
57,000 
58,000 

50,000 

60,000 
61,000 
62,000 
63,000 
64,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
10*000 
105,000 
108,500 



Inch. 
0. 

,0003 
.0007 
.0022 
.0029 
.0034 
.0037 
.0042 
.0044 
.0045 
/ .0118 
\ .0126 
.0173 
.0192 
.0196 


Inch. 

o. 

0. 


Initial load. 










.0003 






Elastic limit. 

Tensile strength. 
= 20.5 per cent. 

1 














.0208 
.0212 







.0223 
.0295 
.03 








.04 




.05 
.07 
.08 
.10 
.14 















.41 







Elongation of inch sections, ".13, ".28*. 

Diameter at fracture, ".40; area, ".1257 square inch. 

Contraction of area, 37.1 per cent. 

Position of fracture, ".80 from neck. 

Appearance of fracture, silky, interspersed with granular metal. 
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RAILROAD MATERIAL. 
No. 8467. 



Ordinary Bessemer steel. 100 pounds. Sec. 

Specimen previously heated in molten lead. 

Marks, 73961-1. 5 B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



96 A. 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
30,000 
40,000 
50,000 
51,000 
52,000 

53,000 

54,000 
55,000 
56,000 
57,000 
68,000 
59,000 
60,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
102,500 



Inch. 

a 

.0003 
.0005 

.0019 
.0027 
.0034 
.0035 
.0036 
/ .0038 
\ .0044 
.0100 
.0133 
.0148 
.0160 
.0168 
.0197 
.0207 
.0278 
.0385 
.06 
.06 
.07 
.06 
.11 
.15 


Inch. 
0. 
0. 


Initial load. 
Elastic limit. 



Tensile strength. 
—21.5 per cent. 






0. 








































.43 







Elongation of inch sections, ".18, ".25*. 

Diameter of fracture, ".40; area, .1257 square inch. 

Contraction of area, 37.1 per cent. 

Position of fracture, 1".05 from neck. 

Appearance of fracture, fine granular, 50 per cent, silky, 50 per cent. 



RAILBOAB MATERIAL. 

No. 8468. 
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Titanium steel. 85 pounds. 
Marks, 73790-1. 1-H. 
Diameter, ".505. 
Sectional area, .20 square inch, 
Gauged length, 2". 



Sec. 67 A. 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
6,000 
10,000 


Inch. 

0. 

.0002 
.0005 

.0020 

.0027 

.0030 

.0034 

.0039 

.0043 

.0045 

.0046 

.0180 

.0192 

.0203 

.0210 

.0233 

.0247 

.0325 

.04 

.05 

.06 

.08 

.09 

.14 


Inch. 
0. 
0. 


Initial load. 
Elastic limit. 

Tensile strength. 
—16.5 per cent. 


30,000 




40,000 




46,000 
50,000 
56,000 
00,000 




0. 




63,000 




64,000 




66,000 




66,000 
67,000 
68,000 
60,000 
70,000 
75,000 
80,000 
85,000 


















90,000 




96,000 




100,000 

105,000 

109,500 










.33 







Elongation of inch sections, ".16*, ".17*. 

Diameter at fracture, ".44; area, .1521 square inch. 

Contraction of area, 24.0 per cent. 

Position of fracture, at middle of stem. 

Appearance of fracture, fine granular, 90 per cent, silky, 10 per cent. 
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BAILBOAB MATEBUL. 
No. 8469. 



Titanium steel. 85 pounds. Sec. 67 A. 

Marks, 73790-1. 4-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

Inch. 


In gauged length. 


Remarks. 


Ekmga- , «_ t 


Pounds. 
1,000 
5,000 
10,000 
30,000 
40,000 
45,000 
50,000 
65,000 
60,000 
63,000 
04,000 

65,000 

66,000 
67,000 
68,000 
69,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
110,000 
110,500 



Inch. 

0. 

.0003 
.0006 

.0019 
.0026 
.0030 
.0034 
.0038 
.0043 
.0046 
.0047 
/ .0065 
t .0092 
.0195 
.0209 
.0214 
.0246 
.0252 
.0330 
.04 
.05 
.06 
.08 
.09 
.13 
.20 


Inch. 

0. 
0. 


Initial load. 














6." * 










Elastic limit. 

Tensile strength. 
—17.0 per cent. 




































.34 







Elongation of inch sections, ".16*, ".18*. 

Diameter at fracture, ".44; area, .1521 square inch. 

Contraction of area, 24.0 per cent. 

Position of fracture, at middle of stem. 

Appearance of fracture, fine granular, silky spot at circumference. 



EAILBOAD MATEBIAL. 

No. 8470. 

Titanium steel. 85 pounds. Sec. 67 A. 

Specimen previously heated in molten lead. 

Marks, 73790-1. 5-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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Applied 

loads per 

square 

Inch. 


In gauged length. 


Remarks. 


Etonga- 1 j^ t 
tlon. 8et - 


Pounds. 
1,000 
6,000 
10,000 
30,000 
40,000 
45,000 
60,000 
56,000 
60,000 
61,000 


Inch. 

0. 

.0002 
.0006 

.0019 
.0024 
.0029 
.0082 
.0036 
.0040 
.0042 
1 .0043 


Inch. 
0. 

o. 


Initial load. 












0. 






Klaftto limit. 




Tensile strength. 
—21.0 per cent. 


*°°° 1 [OHO 




63,000 
64,000 
65,000 

66,000 
67,000 
68,000 
60,000 
70,000 
75,000 
80,000 
85,000 
90,000 
06,000 
100,000 
106,000 
107,000 



.0190 
.0202 
.0220 
.0230 
.0242 
.0265 
.0273 
.0282 
.0385 




















.05 
.06 






.06 
.09 
.12 
.18 












.42 







Elongation of inch sections, ".28*, ".14. 
Diameter at fracture, ".39; area, .1194 square inch. 
Contraction of area, 40.3 per cent. 
Position of fracture, 1".00 from the neck. 
Appearance of fracture, fine granular, silky center. 
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RAILROAD MATERIAL. 
No. 8471. 



Titanium steel. 85 pounds. Sec. 67 A. 

Marks, 73790-1. 2-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length. 2". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
6,000 
10,000 
30,000 
40,000 
45,000 
50,000 
55,000 
59,000 
60,000 

61,000 

62,000 
63,000 
64,000 
65,000 
66,000 
67,000 
68,000 
69,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
110,000 
111,500 



Inch, 

a 

.0002 
.0005 

.0020 
.0026 
.0030 
.0036 
.0040 
.0044 
.0044 
/ .0054 
\ .0065 
.0140 
.0158 
.0162 
.0170 
.0177 
.0202 
.0212 
.0220 
.0240 
.0313 
.04 
.05 
.06 
.07 
.08 
.11 
.17 


Inch. 

a 
a 


Initial load. 
Elastic limit. 

Tensile strength. 
—17.5 per cent. 








.0001 














































.35 







Elongation of inch sections, ".12, ".23*. 

Diameter at fracture, ".43; area, .1462 square inch. 

Contraction of area, 27.4 per cent. 

Position of fracture, ".76 from the neck. 

Appearance of fracture, fine granular, 85 per cent; silky, 15 per cent. 
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RALLBOAB MATERIAL. 
No. 8472. 

Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Marks, 74061-1. 2-H. 

Diameter, ".505. x 

Sectional area, .20 square inch. 

Gauged length, 2". 
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Applied 

kadi per 

sqiura 

inch. 


In gauged length. 




Elonga- 
tion. 


8et. 


Remarks. 


Pound*. 
1,000 
5,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
55,000 
60,000 
65,000 
70,000 
71,000 
72,000 
73,000 
74,000 
75,000 
76,000 
77,000 
78,000 
79,000 
80,000 
81,000 
82,000 
84,000 
86,000 
100,000 
103,000 



Inch. 

0. 

.0002 
.0006 
.0012 
.0020 
.0025 
.0029 
.0034 
.0039 
.0044 
.0049 
.0057 
.0060 
.0062 
.0064 
.0065 
.0066 
.0069 
.0070 
.0073 
.0076 
.0061 
.0087 
.0102 
.0122 
.0201 
.0255 
.16 


Inch. 

a 
a 


Initial load. 




















































Elastic limit. 





















Tensile strength. 

—17.5 per cent elongation in 2". 












.35 









Glongation of inch sections, ".17*, ".18*. 

Diameter at fracture, ".43; area, .1452 square inch. 

Contraction of area, 27.4 per cent. 

Fractured at middle of stem. 

Appearance of fracture, fine granular; silky spot at circumference 
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BAILBOAD MATEKIAL. 
No. 8479. 



Ordinary Bessemer steel. 100 pounds. Sec. '96 A. 

Marks, 74061-1. 4-B. 

Diameter, ''.SOS. ' 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 
loads per 

square • 

inch. 


In gauged length. 




Elonga- 
tion. 


Set. 


Remarks. 


Pound*. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
55,000 
58,000 
59,000 
60,000 
61,000 
62,000 
63,000 
64,000 
65,000 
66,000 
67,000 
68,000 
69,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
106,500 



Inch, 

0. 

.0003 
.0005 

.0012 

.0018 

.0026 

.0030 

.0034 

.0088 

.0041 

.0042 

.0075 

.0185 

.0190 

.0200 

.0208 

.0222 

.0240 

.0253 

.0275 

.0286 

.0298 

.0395 

.04 

.05 

.07 

.09 

.11 

.16 


Inch. 

a 
a 


Initial load. 


















a 


Elastic limit 

Tensile strength. 
=14. 5 per cent 












































.29 







Elongation of inch sections, 'Ml, ".18*. 
Diameter at fracture, ".45; area, .1590 square inch. 
Contraction of area, 20.5 per cent. 
Position of fracture, ".40 from the neck. 

Appearance of fracture, fine granular, silky spot at circumference. 
Opened short transverse cracks in stem. 



RAILBOAD MATERIAL. 

No 8480. 

Ordinary Bessemer steel. 100 pounds. Sec. 

Specimen previously heated in molten lead. 

Marks, 74061-1. 5-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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96 A. 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds 
1,000 
6,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
52,000 
53,000 
64,000 
56,000 
56,000 
57,000 
58,000 
59,000 
00,000 
66,000 
70,000 
75,000 
80,000 
86,000 
90,000 
96,000 
100,000 
103,000 



Inch. 

0. 

.0003 
.0006 

.0011 
.0018 
.0026 
.0030 
.0033 
.0036 
.0037 
.0116 
.0150 
.0163 
.0178 
.0188 
.0200 
.0216 
.0296 


Inch. 

o. 
a 


Initial load. 
Elastic limit 

Tensile strength. 
—21.0 per cent 










a 


















.0380 




.0486 

.06 

.06 

.00 

.12 

.16 
















.42 







Elongation of inch sections, ".22*, ".20*. 

Diameter at fracture, ".42; area, 1385 square inch. 

Contraction of area, 30.7 per cent. 

Position of fracture, at middle of stem. 

Appearance of fracture, fine granular, silky spot at circumference. 
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Ordinary Bessemer steel 
Marks, 74061-1. 1-H. 
Diameter, ".505. 
Sectional area, .20 square inch. 
Gauged length, 2". 



RAILROAD MATERIAL. 

No. 8481. 

100 pounds. Sec. 96 A. 



square 
inch. 


In gauged length. 




Elonga- 
tion. 


Set 


Remarks. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
54,000 
55,000 
56,000 
57,000 
58,000 
59,000 
60,000 
61,000 
62,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
103,500 


0. 

.0002 
.0005 
.0012 
.0019 
.0027 
.0030 
.0035 
.0038.. 


/nek. 

a 
a 


Initial load. 




Elastic limit. 








.0001 


.0030 

.0042 

.0170 

.0180 

.0193 

.0210 

.0225 

.0245 

.0270 

.0361 

.0464 

.05 

.07 

.09 

.11 

.14 


















































Tensile strength. 





.36 




= 18.0 per cent. 









Elongation of inch sections, ".21*, ".15. 

Diameter at fracture, ".43; area, .1462 square inch. 

Contraction of area, 27.4 per cent. 

Position of fracture, ".95 from the neck. 

Appearance of fracture, fine granular 80 per cent, silky, 20 per cent. 



RAILROAD MATERIAL. 

No. 8482. 

Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Marks, 74061-1. 3-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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square 
Inch. 


In gauged length. 




Elonga- 
tion. 


Set. 


Remarks. 


Ptmndt. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
53,000 
54,000 

55,000 

56,000 
57,000 
58,000 
50,000 
00,000 
61,000 
62,000 
65,000 
70,000 
75,000 
80,000 
85,000 
00,000 
06,000 
100,000 
103,000 



Inch. 
0. 
.0003 

.0007 
.0014 
.0023 
.0030 
.0085 
.0038 
.0041 
.0042 
/ .0045 
\ .0070 
.0100 
.0178 
.0180 
.0200 
.0220 
.0236 
.0248 
.0270 
.0380 
.0466 
.06 
.07 
.00 
.11 
.15 


/waft. 

a 

0. 


Initial load. 


















a oooi 






Elastic limit 








































































Tensile strength. 


.28 




= 14.0 per cent. 







Elongation of inch sections, ".15*, ".13. 
Diameter at fracture, ".46; area, .1662 square inch. 
Contraction of area, 16.9 per cent. 
Position of fracture, ".65 from the neck. 

Appearance of fracture, fine granular, small silky spot at circum- 
ference. Opened short transverse cracks in stem. 
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RAILBOAD MATEBIAL. 

No. 8483. 



Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Specimen previously heated in molten lead. 

Marks, 74061-1. 6-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

inch. 



Pounds. 
1,000 
6,000 
10,000 
20,000 
30,000 
40,000 
46,000 
60,000 
53,000 
64,000 
55,000 
66,000 
57,000 
66,000 
69,000 
60,000 
61,000 
62,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
96,000 
100,000 
105,000 




In gauged length. 



Elonga- 
tion. 



Inch. 

o. 

.0002 

.0004 

.0010 

.0017 

.0024 

.0028 

.0033 

.0034 

.0035 

.0050 

.0140 

.0155 

.0167 

.0180 

.0200 

.0208 

.0226 

.0260 

.0355 

.0440 

.05 

.06 

.07 

.10 

.13 

.24 

.43 



Set. 



Inch. 

0. 

0. 



- .0002 



Remarks. 



Initial load. 



Elastic limit. 



Tensile strength. 
—21.5 per cent. 



Elongation of inch sections, ".26*, ".17. 
Diameter at fracture, ".40; area, .1257 square inch. 
Contraction of area, 37.1 per cent. 
Position of fracture, 1".05 from the neck. 
Appearance of fracture, fine granular. 



RAILROAD MATERIAL. 



No. 8484. 
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Ordinary Bessemer steel. 100 pounds. Sec. 

Specimen previously heated in molten lead. 

Marks, 74061-1. 7-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



96 A. 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
55,000 
56,000 
57,000 
56,000 
50,000 
60,000 
61,000 
62,000 
65,000 
70,000 
75,000 
80,000 
85,000 
00,000 
05,000 
100,000 
100,500 



Inch. 
0. 
.0003 

.0007 
.0013 
.0022 
.0028 
.0033 
.0036 
.0042 
.0105 
.0204 
.0218 
.0233 


Inch. 
0. 

a 


Initial load. 
Elastic limit. 










.0001 










.0254 





.0275 

.0299 

.0333 

.0420 

.0540 

.07 

.06 

.10 

.14 

.21 




















. .. 










Tensile strength. 
—25.0 per cent. 


.50 







Elongation of inch sections, ".25*, ".25*. 
Diameter at fracture, ".37; area, .1075 square inch. 
Contraction of area, 46.2 per cent. 
Position of fracture, at middle of stem. 
Appearance of fracture, silky. 

H. Doc. 1322—60-2 7 
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RAILROAD MATERIAL. 

No. 8485. 



Titanium steel. 85 pounds. Sec. 67 A. 

Marks, 73790-1. 3-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



square 


In ganged kngth. 
Elongm- «_. 

tiOQ. ***• 


Pmmi*. 


ImdL 

a 

. M7 

.<v:j 

. A*J0 
.U*J7 

.<w» 

. V3o 

.«H4 

1 . '1M7 . 

\ ^ - 

.•t:o . 

.07 
.*> 
. 10 
AS 
.25 


Iwdk. 

a 


3J XO 




30. WO 




#ow 




45-0rt> 




3D «*> 


0. 


n- CW> 




<o AX> 




61 <*» 




«5lO0O 




(V XV 




r: COO 




uv CO? 




*• ao 




r- **? 




TV AV 




V AO 




w at> 




■s^r w 




*.> iX» 




!V A* 




:v ax» 










Initial I 
Jrtastic limit 

- *.w.i per cvat 



Elongation of inch sections, ".13, ".14*. 
Diameter at fracture. ".46; arva, .1662 square inch. 
Contraction of area, 16.9 per cent. 
Position of fracture. 1".10 from the neck. 

Appearance of fracture, tine granular. Fracture started at cir- 
cumference of stem. 



RAILROAD MATERIAL. 

No. 8486. 

Titanium steel. 85 pounds. Sec. 67 A. 

Specimen previously heated in molten lead. 

Marks, 73790-1. 6-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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Applied 
loads per 
1 square 
inch. 



Pound*. 

1,000 

5,000 

10,000 

20,000 

30,000 

40,000 

45,000 

50,000 

55,000 

57,000 

58,000 

59,000 

60,000 

61,000 

62,000 

63,000 

64,000 

65,000 

70,000 

75,000 

80,000 

85,000 

90,000 

95,000 

100.000 

105,000 

105,500 





In gauged length. 



Elonga- 
tion. 



Inch. 

0. 
.0002 
.0005 
.0011 
.0020 
.0026 
.0030 
.0035 
.0038 
.0040 
.0042 
.0075 
.0187 
.0205 
.0212 
.0224 
.0230 
.0242 
.0330 
.0425 
.05 
.06 
.08 
.10 
.13 
.21 



.45 



Remarks. 



Set. 



Inch. 
0. 
0. 



Initial load. 



Elastic limit. 



Tensile strength. 
—22.5 per cent. 



Elongation of inch sections, ".29*, ".16. 
Diameter at fracture, ".38; area, .1134 square inch. 
Contraction of area, 43.3 per cent. 
Position of fracture, 1".05 from the neck. 

Appearance of fracture, silky, interspersed with fine granular 
metal. 
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RAILBOAD MATERIAL. 
No. 8487. 



Titanium steel. 85 pounds. Sec. 67 A. 

Specimen previously heated in molten lead. 

Marks, 73790-1. 7-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
55,000 
60,000 
61,000 
62,000 
63,000 
64,000 
65,000 
66,000 
67,000 
68,000 
60,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
104,500 



Inch. 
a 

.0002 
.0006 

.0011 

.0017 

.0023 

.0027 

.0030 

.0034 

.0038 

.0039 

.0040 

.0245 

.0250 

.0267 

.0262 

.0270 

.0285 

.0308 

.0326 

.0418 

.05 

.06 

.06 

.10 

.14 


Inch. 

a 
a 


Initial load. 
Elastic limit. 

Tensile strength. 
-22.6 percent 










- .0001 






































.45 







Elongation of inch sections, ".24*, ".21. 
Diameter at fracture, ".39; area, .1194 square inch. 
Contraction of area, 40.3 per cent. 
Position of fracture, at middle of stem. 

Appearance of fracture, fine granular, 70 per cent; silky, 30 per 
cent. 



BAILBOAD MATERIAL. 

No. 8488. 

Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Marks, 73961-1. 2-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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square 
inch. 


In ganged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
53,000 
64,000 
56,000 
56,000 
57,000 
58,000 
50,000 
60,000 
61,000 
62,000 
66,000 
70,000 
75,000 
80,000 
85,000 
90,000 
06,000 
100,000 
106,000 
107,000 



Inch. 

a 

.0003 
.0006 

.0013 

.0021 

.0029 

.0032 

.0037 

.0040 

.0041 

.0043 

.0047 

.0135 

.0145 

.0156 

.0170 

.0183 

.0105 

.0288 

.0313 

.0305 

.05 

.06 

.07 

.00 

.11 

.16 


Inch. 

a 
a 


Initial load. 
Elastic limit. 

Tensile strength. 
— 17.6 per cent. 










.0002 








































.35 







Elongation of inch sections, ".13, ".22*. 

Diameter at fracture, ".44; area, .1521 square inch. 

Contraction of area, 24.0 per cent. 

Position of fracture, ".78 from the neck. 

Appearance of fracture, fine granular, silky spot at circumference. 
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RAILROAD MATERIAL. 
No. 8489. 



Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Marks, 73961-1. 3-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

inch. 


In gauged length. 




Elonga- 
tion. 


Set. 




Pound*. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
55,000 
57,000 
58,000 
59,000 
60,000 
61,000 
62,000 
63,000 
64,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
108,000 



Inch. 

0. 

.0002 
.0005 
.0012 
.0019 
.0025 
.0029 
.0033 
.0036 
.0038 
.0038 
.0040 
.0042 
.0175 
.0183 
.0194 
.0204 
.0217 
.0292 
.0385 
.05 
.06 
.07 
.08 
.11 
.14 


Inch. 
0. 

a 


Initial load. 


















0. 


















Elastic limit. 
























































Tensile strength. 


.40 




=20.0 per cent. 







Remarks. 



Elongation of inch sections, ".25*, ".15. 
Diameter at fracture, ".41 ; area, .1320 square inch. 
Contraction of area, 34.0 per cent. 
Position of fracture, ".95 from the neck. 

Appearance of fracture, fine granular, silky spot near circumfer- 
ence. 



RAILROAD MATERIAL. 
No. 8490. 

Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Specimen previously heated in molten lead. 

Marks, 73961-1. 6-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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Applied 

loads per 

square 

Inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Poundt. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
60,000 
51,000 
62,000 
53,000 
64,000 
65,000 
66,000 
57,000 
58,000 
50,000 
60,000 
66,000 
70,000 
75,000 
80,000 
85,000 
00,000 
06,000 
100,000 
103,000 



Inch. 

0. 

.0002 
.0006 

.0012 

.0020 

.0026 

.0030 

.0035 

.0036 

.0038 

.0062 

.0143 

.0158 

.0175 

.0182 

.0193 

.0200 

.0220 

.0285 

.0375 

.0475 

.06 

.07 

.08 

.11 

.16 


Inch. 
0. 

a 


Initial load. 
Elastic limit. 

Tensile strength. 
—23. per cent. 










0. 






































.46 







Elongation of inch sections, ".15, ".31*. 
Diameter at fracture, ".40; area, .1257 square inch. 
Contraction of area, 37.1 per cent. 
Position of fracture, ".90 from the neck. 

Appearance of fracture, fine granular, 80 per cent; silky, 20 per 
cent. 
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RAILBOAD MATERIAL. 

No 8491. 



Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Specimen previously heated in molten lead. 

Marks, 73961-1. 7-B. 

Diameter, '.505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

Inch. 


In gauged length. 


1 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
60,000 
64,000 
66,000 
66,000 
67,000 
68,000 
60,000 
60,000 
61,000 
62,000 
63,000 
65,000 
70,000 
76,000 
80,000 
85,000 
90,000 
95,000 
100,000 
106,000 



Inch. 

0. 
.0002 
.0006 
.0011 
.0018 
.0024 
.0027 
.0031 
.0035 
.0037 
.0038 
.0160 
.0168 
.0175 
.0190 
.0212 
.0223 
.0235 
.0257 
.0345 
.0425 
.05 
.06 
.08 
.10 
.13 
.23 
.45 


Inch. 
0. 
0. 


Initial load. 


















0. 










Elastic limit. 
































































Tensile strength. 




=-22.5 per cent 





Remarks. 



Elongation of inch sections, M2, '.33*. 
Diameter at fracture, '.38; area, .1134 square inch. 
Contraction of area, 43.3 per cent. 
Position of fracture, '.76 from the neck. 
Appearance of fracture, fine granular, silky center. 



RAILROAD MATERIAL. 
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RAXLBOAD MATERIAL. 
No. 8485. 



Titanium steel. 85 pounds. Sec. 67 A. 

Marks, 73790-1. 3-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

Inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
55,000 
60,000 
63,000 
64,000 


Inch. 

0. 

.0003 
.0007 
.0013 
.0020 
.0027 
.0030 
.0035 
.0038 


Inch. 
0. 
0. 


Initial load. 










0. 


.0044 
.0045 







.0046 








JElastlc limit. 


65,000 

66,000 
67,000 
68,000 
69,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
110,000 



\ .0198 
.0210 
.0225 
.0235 
.0250 
.0275 
.0350 
.05 
.06 
.07 
.08 
.10 
.13 
.23 
.27 






































Tensile strength. 




—13.5 percent. 





Elongation of inch sections, ".13, ".14*. 
Diameter at fracture, ".46; area, .1662 square inch. 
Contraction of area, 16.9 per cent. 
Position of fracture, 1".10 from the neck. 

Appearance of fracture, fine granular. Fracture started at cir- 
cumference of stem. 



RAILROAD MATERIAL. 

No. 8486. 

Titanium steel. 85 pounds. Sec. 67 A. 

Specimen previously nested in molten lead. 

Marks, 73790-1. 6-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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Applied 

loads per 

square 

inch. 



Pound*. 
1,000 
5,000 
10 r 000 
20,000 
30.000 
40,000 
45,000 
50,000 
55,000 
57,000 
58,000 
59.000 
60,000 
61,000 
62,000 
63,000 
64,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
105,500 




In gauged length. 



Elonga- 
tion. 



Inch. 

0. 

.0002 
.0005 
.0011 
.0020 
.0026 
.0030 
.0035 
.0038 
.0040 
.0042 
.0075 
.0187 
.0205 
.0212 
.0224 
.0230 
.0242 
.0330 
.0425 
.05 
.06 
.08 
.10 
.13 
.21 



.45 



Set. 



Remarks. 



Inch. 
0. 
0. 



Initial load. 



Elastic limit. 



Tensile strength. 
-22.5 per cent. 



Elongation of inch sections, ".29*, ".16. 
Diameter at fracture, ".38; area, .1134 square inch. 
Contraction of area, 43.3 per cent. 
Position of fracture, 1".05 from the neck. 

Appearance of fracture, silky, interspersed with fine granular 
metaL 
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RAILROAD MATERIAL. 



No. 8487, 



Titanium steel. 85 pounds. Sec. 67 A. 

Specimen previously heated in molten lead. 

Marks, 73790-1. 7-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Poundt. 
1,000 
6,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
55,000 
60,000 
61,000 
62,000 
63,000 
64,000 
65,000 
66,000 
67,000 
68,000 
69,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
104,500 



Inch. 

a 

.0002 
.0006 

.0011 

.0017 

.0023 

.0027 

.0030 

.0034 

.0038 

.0039 

.0040 

.0245 

.0250 

.0267 

.0262 

.0270 

.0285 

.0308 

.0326 

.0418 

.06 

.06 

.08 

.10 

.14 


Inch. 

a 
a 


Initial load. 
Elastic limit 

Tensile strength. 
—22.5 per cent 










— .0001 






































.45 







Elongation of inch sections, ".24*, ".21. 
Diameter at fracture, ".39; area, .1194 square inch. 
Contraction of area, 40.3 per cent. 
Position of fracture, at middle of stem. 

Appearance of fracture, fine granular, 70 per cent; silky, 30 per 
cent. 



BAILBOAD MATERIAL. 

No. 8488. 

Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Marks, 73961-1. 2-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 
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Applied 

loads per 

square 

inch. 


In gauged length. 


Remarks. 


Elonga- 
tion, 


Set. 


Pound*. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
53,000 
54,000 
55,000 
56,000 
57,000 
58,000 
59,000 
60,000 
61,000 
62,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
107,000 



Inch. 

a 

.0003 
.0006 

.0013 

.0021 

.0029 

.0032 

.0037 

.0040 

.0041 

.0043 

.0047 

.0136 

.0145 

.0165 

.0170 

.0183 

.0196 

.0288 

.0313 

.0395 

.06 

.06 

.07 

.00 

.11 

.16 


Inch. 

a 
a 


Initial load. 
Elaatlo limit. 

Tensile strength. 
—17.5 per cent. 










.0002 








































.35 







Elongation of inch sections, ".13, ".22*. 

Diameter at fracture, ".44; area, .1521 square inch. 

Contraction of area, 24.0 per cent. 

Position of fracture, ".78 from the neck. 

Appearance of fracture, fine granular, silky spot at circumference. 
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RAILBOAD MATERIAL. 
No. 8489. 



Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Marks, 73961-1. 3-H. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

inch. 


In gauged length. 




Elonga- 
tion. 


Set. 




Pounds. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
55,000 
57,000 
58,000 
50,000 
60,000 
61,000 
62,000 
63,000 
64,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
108,000 



Inch. 

o. 

.0002 

.0005 

.0012 

.0019 

.0025 

.0029 

.0033 

.0036 

.0038 

.0038 

.0040 

.0042 

.0175 

.0183 

.0194 

.0204 

.0217 

.0292 

.0385 

.05 

.06 

.07 

.08 

.11 

.14 


Inch. 
0. 
0. 


Initial load. 


















0. 


















Elastic limit 
























































Tensile strength. 


.40 




=20.0 percent. 







Remarks. 



Elongation of inch sections, ".25*, ".15. 
Diameter at fracture, ".41; area, .1320 square inch. 
Contraction of area, 34.0 per cent. 
Position of fracture, ".95 from the neck. 

Appearance of fracture, fine granular, silky spot near circumfer- 
ence. 



RAILROAD MATERIAL. 
No. 8490. 
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Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Specimen previously heated in molten lead. 

Marks, 73961-1. 6-B. 

Diameter, ".505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

Inch. 


In gauged length. 


Remarks. 


Elonga- 
tion. 


Set. 


Pound*. 
1,000 
5,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
51,000 
52,000 
53,000 
54,000 
66,000 
56,000 
67,000 
58,000 
59,000 
60,000 
65,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
103,000 



Inch. 

o. 

.0002 
.0006 

.0012 

.0020 

.0026 

.0030 

.0035 

.0036 

.0038 

.0062 

.0143 

.0158 

.0175 

.0182 

.0193 

.0200 

.0220 

.0285 

.0375 

.0475 

.06 

.07 

.08 

.11 

.16 


Inch. 

a 

0. 


Initial load. 
Elastic limit. 

Tensile strength. 
—23. per cent. 










a 






































.46 







Elongation of inch sections, ".15, ".31*. 
Diameter at fracture, ".40; area, .1257 square inch. 
Contraction of area, 37.1 per cent. 
Position of fracture, ".90 from the neck. 

Appearance of fracture, fine granular, 80 per cent; silky, 20 per 
cent. 
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RAILBOAD MATERIAL. 

No 8491. 



Ordinary Bessemer steel. 100 pounds. Sec. 96 A. 

Specimen previously heated in molten lead. 

Marks, 73961-1. 7-B. 

Diameter, '.505. 

Sectional area, .20 square inch. 

Gauged length, 2". 



Applied 

loads per 

square 

Inch. 


In gauged length. 




Elonga- 
tion. 


Set. 


Remarks. 


Pounds. 
1,000 
6,000 
10,000 
20,000 
30,000 
40,000 
46,000 
60,000 
64,000 
65,000 
66,000 
67,000 
58,000 
69,000 
60,000 
61,000 
62,000 
68,000 
66,000 
70,000 
75,000 
80,000 
85,000 
90,000 
96,000 
100,000 
105,000 



Inch. 

0. 
.0002 
.0006 
.0011 
.0018 
.0024 
.0027 
.0031 
.0035 
.0037 
.0038 
.0160 
.0168 
.0175 
.0190 
.0212 
.0223 
.0235 
.0257 
.0345 
.0425 
.06 
.06 
.06 
.10 
.13 
.23 


Inch. 

o. 

0. 


Initial load. 














0. 










Elastic limit. 
























Tensile strength. 
=22.5 per cent. 






















.45 








Elongation of inch sections, ".12, ".33*. 
Diameter at fracture, ".38; area, .1134 square inch. 
Contraction of area, 43.3 per cent. 
Position of fracture, ".76 from the neck. 
Appearance of fracture, fine granular, silky center. 



RAILROAD MATERIAL. 
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STEEL RAILS. 



TRANSVERSE TESTS. 



107 



108 



STEEL BAILS. 



STEEL SAILS. 



TRANSVERSE TESTS OP STEEL RAILS CONTRIBUTED BY MR. R. TRIMBLE, 
CHIEF ENGINEER OP MAINTENANCE OP WAY, NORTHWEST SYSTEM, 
PENNSYLVANIA LINES, PITTSBURG, PA. 

Three sections. 5 feet long each, were taken from each of the 13 
rails contributed, and tests made by means of transverse loads. 
A common length of 54 inches between end bearings was maintained 
throughout the tests. The loads were applied at the middle of the 
spans. A number of the rail sections were loaded on the heads, 
others on the bases, thus bringing the metal of the bases and heads 
respectively, into tension during the tests. 

The rails were tested in the condition they came from the track, 
all having been in service, excepting three specimens which were 
annealed before testing. The annealing was done by heating the 
sections to a full red color and cooling over night in the furnace. 

The sections were much worn, the heights and weights per yard 
being given for the sections, as they were tested. Diagrams accom- 
panying the details of the tests show the worn shapes of the rails in 
cross section. 

The rails which were tested with the bases in tension commonly 
reached their maximum loads without rupture, and were bent still 
further under diminished stresses without rupture of the metal. 
Those sections which were tested with the metal of the head in ten- 
sion ruptured under lower maximum stresses and displayed brit- 
tleness in the fractures. The annealed specimens, however, bent 
without rupture, the metal of the heads being in tension. 

One section was tested alternately in opposite directions, the effect 
of reversed loads on the deflections and sets being shown by the 
details of the test. 

The apparent moduli of elasticity were computed from the deflec- 
tions after deducting; the sets. The relative behavior of the several 
sections is shown substantially by these values, which are, however, 
below the real ones on account of the measured deflections neces- 
sarily including the yielding of the bearing blocks of the testing 
fixtures with the actual deflections of the rail sections. The elastic 
limits of the rails are vague. They also are approximately stated 
in the tabulation of the results, being given at those loads at which 
there occurred an increase in the rate of yielding and after which 
there was a progressive gain in the rate of deflection. 

Chemical analyses of steel rails. 



Description. 


Carbon. 


Manga- 
nese. 


Silicon. 


Sulphur. 


Phos- 
phorus. 


Rail No. 95 (TnwMivflTW to*t N« 7**)- ,,,, 


0.43 
,50 
.43 
.55 
.38 
.50 
.48 
.50 


a 702 
.761 
.554 
.625 
.700 
.652 
.600 
.640 


0.080 
.065 
.053 
.054 
.063 
.051 
.065 
.068 


a 041 
.069 
.039 
.053 
.053 
.051 
.052 
.060 


a 067 
.114 
.056 
.109 
.089 
.076 
.099 
.100 


Rail No. 96 (Transverse test No. 759) 


Rail No. 97 (Transverse test No. 762) 


Rail No. 98 (Transverse test No. 765) 


Rail No. 99 (Transverse test No. 768) 


Rail No. 100 (Transverse test No 771) 

Rail No. 101 (Transverse test No. 774) 

Rail No. 107 (Transverse test No. 777) 
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NEUTRAL AXIS. 




1-37.55 
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STEEL RAILS. 



No. 756. 

Steel Rail No. 95. 
First specimen. 

Section of old rail, branded, "Carnegie 1902 E T 1111. " 
Height, 5".52. 
Width of base, 5".75. 
Weight per yard, 92.4 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 
Additional marks, No. 1, P. F. C. 



Applied loads. 


Deflections. 


Deflection 

sets. 


1 


Total. 


Maximum 
fiber stress 
per sou are 


Remarks. 


Pounds. 
927 
9,270 
18,540 
27,810 
32,445 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35.000 


Inch. 
0. 

.034 
.066 
.099 
.115 
.131 
.137 
.145 
.152 
.158 
.165 
.172 
.179 
.186 


Inch. 
0. 

.001 
.002 
.003 


Initial load. 


37,080 1 40,000 
38,934 42,000 
40,788 1 44,000 
42,642 1 46,000 
44,496 48,000 
46,350 50,000 
48, 204 52. 000 


.003 








.005 


50,058 
51,912 
53,766 
55,620 
57, 474 
59,328 
61,182 
63,036 
64,890 
66,744 
68,598 
70,452 
72,306 
74,160 
76,014 
77,868 
79,722 
81,576 
83,430 
136,000 


54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
146,700 






.194 
.201 
.210 
.217 
.227 
.235 
.244 
.254 
.265 
.278 
.297 
.322 
.342 
.380 
.423 
.462 
.509 




.009 














Elastic limit, approximate. 


.019 










.061 


Maximum load applied. 








.212 







Rail not fractured. 

Rail recovered in deflection ".62 when load was reduced from 
136,000 to 1,000 pounds per square inch fiber stress. 
Permanent deflection, 21 degrees. 
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STEEL BAILS. 
No. 757. 

Steel Rail No. 95. 
Second specimen. 

Section of old rail, branded, "Carnegie 1902 E T 1111. 
Height, 5".52. 
Width of base, 5".75. 
Weight per yard, 91.2 pounds. 
Ends supported 54" apart. 
Loaded on base at the middle. 
Additional marks, No. 1, P. F. C. 



Ill 



Applied loads. 


Deflections. 


Deflection 

sets. 


Remarks. 


Total. 


Maximum 
fiber straw 
per square 


Pounds. 
927 
9,270 
18,540 
27,810 
32,445 
37,080 
41,715 
46,350 
50,985 
55,620 
102,800 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
55,000 
60,000 
110,900 


Inch. 
0. 

.031 
.063 
.095 
.112 
.128 
.145 
.161 
.179 


Inch. 

a 

.001 
.001 
.002 


Initial load. 
Ultimate strength. 


.003 


.004 


.199 


.010 





Fractured at middle of length. 

Appearance, medium granular, starting from the outside edge of 
the running surface of the head. 
Permanent deflection, 4} degrees. 
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No. 758. 

Steel Rail No. 95. 
Third specimen. 

Section of old rail, branded, "Carnegie 1902 E T 1111." 
Height, 5".52. 
Width of base, 5".75. 
Weight per yard, 92.4 pounds. 
Ends supported 54" apart. 
Loaded on base at the middle. 
Additional marks, No. 1, P. F. C. 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


fiber stress 
persauare 


Pounds. 
927 
9,270 
18,540 
27,810 
32,445 
37,080 
41,715 
46,350 
50,985 
55,620 
60,255 
64,890 
92,700 
102,300 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
55,000 
60,000 
65,000 
70,000 
100,000 
110,400 


Inch. 
0. 

.032 
.065 
.097 
.114 
.130 -, 
.147 
.163 
.180 
.199 
.219 
.243 


Inch. 

o. 

.001 
.002 
.002 


Initial load. 

Snapping sounds. 
Ultimate strength. 


.003 


.005 


.009 


.021 


i 


1 





-J?ci%se 



<9&-<3 




rar?i?r U i ed at noddle of length. Appearance medium granular. 



The fra^t 8an at the outside ®3g e of tlie running surface of the head, 
circular C0ln l n e n ^d ** pomt "a," as sketched, took a semi- 

7 "-8 lon^ 01 * 186 ' and tenninated at P oint "V detaching a piece 
branchinf , f^ neasured on ***e head. Another fracture developed, 
the base +k ° m ^ e principal semicircular one and extending through 

There w separating the ends of the rail. 
th © outairl 6 8 hort transverse fractures started in the fin of metal on 

Perman ed § e of the head of the 8emicircillar detached fragment. 
ei *t deflection, 4 degrees. 
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RAIL NO. 95. 

3D. SPECIMEN. 

PIECE 7".8 LONG. END AT WHICH LINE OF FRACTURE BEGAN. 





RAIL NO. 95. 

30. SPECIMEN. 

PIECE 7".8 LONG. END AT WHICH LINE OF FRACTURE ENDED. 



STEEL BAILS. 



113 



9G. 




— &25 



NEUTRAL AXIS. 







1-38.65 

H. Doc. 1322—60-2 8 



114 STEEL BAILS. 

No. 759. 

Steel Rail No. 96. 

First specimen. 

Section of old rail branded, " Carnegie 1902 E T 11111. 

Height, 5".56. 

Width of base, 5".75. 

Weight per yard, 92.2 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, No. 2, P. F. C. 



Applied loads. 


Deflections. 


Deflection 

sets. 


Remarks. 


Total. 


Maximum 
fiber stress 
per sou are 


Pounds. 
880 
8,800 
17,600 
26,400 
30,800 
35,200 
39,600 
44,000 
48,400 
52,800 
54,560 
56,320 
58,080 
59,840 
61,600 
63,360 
65,120 
66,880 
68,640 
70,400 
72,160 
73,920 
75,680 
77,440 
79,200 
80,960 
82,720 
84,480 
86,240 
88,000 

123,200 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
55,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
92,000 
94,000 
96,000 
08,000 
100.000 
140,000 


Inch. 

a 

.043 
.078 
.112 
.129 
.145 
.161 
.177 
.194 
.210 
.218 
.225 
.232 
.239 
.246 
.255 
.263 
.270 
.279 
.289 
.299 
.313 
.328 
.348 
.373 
.393 


Inch. 

a 

.005 
.007 
.008 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.010 


.011 


.015 






.020 
.021 








.033 








.084 


.423 
.458 
.494 
.539 









.212 




l 



Head 





RAIL NO. 96. 

1ST. SPECIMEN. 

FRACTURED SURFACE. LINE OF FRACTURE BEGAN AT AN INDENTED SPOT ON UPPER EDGE OF OUTER FLANGE. 




RAIL NO. 96. 

1ST. SPECIMEN. 

SIDE VIEW OF FRACTURE. 
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Fractured, beginning at a slightly indented spot, such as might be 
made with a hammer, m the upper edge of the outer flange. Appear- 
ance, medium granular. The fracture extended across the Dose, 
through the web, and along under the head for a distance of about an 
inch. The fracture branched off and passed up through the head, 
thus separating the rail. 

Permanent deflection, 8 degrees. 
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No. 760. 

Steel Rail No. 96. 

Second specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111. 

Height, 5".56. 

Width of base, 5".75. 

Weight per yard, 92.9 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, No. 2, P. F. C. 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 


Pounds. 
880 
8,800 
17,600 
26,400 
80,800 
35,200 
30,600 
44,000 
48,400 
52,800 
57,200 
61,600 

100,700 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
55,000 
60,000 
65,000 
70,000 
114,400 


Inch. 

a 

.032 
.066 
.089 
.115 
.131 
.148 
.163 
.180 
.107 
.215 
.234 


Inch. 

a 

.000 
.001 
.001 


Initial load. 
Ultimate strength. 


.002 


.004 


.006 


.013 







3&CLC&. 



! 



Fracture began at the inside edge of the running surface of the 
head at a place where the metal had flowed and formed a thin fin, 
apparently due to the wheel pressures. 

Appearance, medium granular. 

Permanent deflection, 1 \ degrees. 




RAIL NO. 96. 

3D. SPECIMEN. 

APPEARANCE OF FRACTURED SURFACE. 



STEEL BAILS. 
No. 761. 

Steel Rail No. 96. 

Third specimen. 

Section of old rail, branded, " Carnegie 1902 E T 11111." 

Height, 5".56. 

Width of base, 5".75. 

Weight per yard, 93.5 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, No. 2, P. F. C. 
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Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


fiber stress 
persouare 


Poundt. 
880 
8,800 
17,600 
26,400 
30,800 
35,200 
39,600 
44,000 
48,400 
52,800 
54,560 
56,320 
58,080 
50,840 
61,600 
63,360 
65,120 
66,880 
68,640 
70,400 
72,160 
73,920 
75,680 
77,440 
79,200 
80,960 
82,720 
84,480 

134,200 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
55,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
92,000 
94,000 
96,000 

152,500 


a 

.043 
.078 
.113 
.129 
.144 
.160 
.176 
.193 
.211 
.219 
.225 
.234 
.242 
.251 
.260 
.270 
.279 
.288 
.299 
.311 
.322 
.335 
.350 
.371 
.393 
.416 
.446 


Inch. 
a 

.006 
.010 
.013 


Initial load. 

Elastic limit, approximate. 

Ultimate strength. 


.015 


.019 


.025 








.035 






.053 








.095 




.149 







J/&CL&L* 



i 



Fractured at the middle of length of specimen. Appearance, 
granular. 

Fracture began near middle of thickness of flange \ " from center 
line of web. 

Permanent deflection, 12} degrees. 
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STEEL RAILS. 

No. 762. 

Steel Rail No. 97. 

First specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111." 

Height, 5".64. 

Width of base, 5".75. 

Weight per yard, 94.2 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, No. 3, P. F. C. 
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Applied loads. 




Maximum 


Total. 


fiber stress 




per sou are 


Pounds. 


Pound*. 


1,038 


1,000 


10,380 


10,000 


20,760 


20,000 


31.140 


30,000 


36,330 


.15,000 


41,520 


40,000 


46,710 


45,000 


51,900 


50,000 


57,090 


55.000 


62,280 


60,000 


64,356 


62.000 


66,432 


64,000 


68,508 


66,000 


70,584 


68,000 


72,660 


70,000 


74,736 


72.000 


76,812 


74,000 


78,888 


76,000 


80,964 


78,000 


83.040 


80.000 


122,200 


117,700 



Deflections. 



Inch. 
0. 
.046 



Deflection 
sets. 



Inch. 
0. 
.002 
.002 



.118 
.135 


.002 


.153 
.170 


.003 


.189 
.209 


.006 


.232 
.243 


.015 


.256 




.273 




.301 




.334 
.365 


.079 


.406 




.450 




.506 




.565 


.269 



Remarks. 



Initial load. 



Elastic limit, approximate. 



Ultimate strength. 



Rail deflected obliquely downward. 
Loads continued after passing the maximum. 
Permanent deflection, 18 J degrees. 
Rail not fractured. 
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No. 763. 

Steel Rail No. 97. 

Second specimen. 

Section of old rail, branded, " Carnegie 1902 E T 11111. 

Height, 5".64. 

Width of base, 5".75. 

Weight per yard, 93.6 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, No. 3, P. F. C. 



Applied loads. 



Total. 



Pounds. 
1,038 
10,380 
31,140 
36,330 
41,520 
46,710 
51,900 
57,090 
62,280 
64,356 
66,432 
68,508 
70,584 
72,660 
74,736 
76,812 
78,888 
80,964 
83,040 
85,116 
87,192 
89,268 
91,344 
93,420 

101,000 



Maximum 
fiber stress 
per square 



Pounds. 
1,000 
10,000 
30,000 
35,000 
40,000 
45.000 
50,000 
55,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70.000 
72.000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
97.300 



Deflections. 



Inches. 

0. 
.037 
.113 
.131 
.149 
.168 
.188 
.210 
.241 
.256 
.273 
.297 
.32 
.35 
.40 
.44 
.48 
.55 
.62 
.69 
.76 
.85 
.91 

1.03 



Deflection 

sets. 



Inch. 
0. 
.002 
.006 



.006 
.669" 



.028 



.048' 
.064 



Remarks. 



Initial load. 



Elastic limit, approximate. 



Ultimate strength. 



Rail fractured. 

Appearance granular, radiating from the inside edge of the running 
surface of the head. 

Permanent deflection, 3 J degrees. 
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RAIL NO. 97. 

2D. SPECIMEN. 

APPEARANCE OF FRACTURED SURFACE. 



STEEL RAILS. 

No. 764. 

Steel Rail No. 97. 
Third specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111. 
Height, 5".64. 
Width of base, 5".75. 
Weight per yard, 96.6 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 
Additional marks, No. 3, P. F. C. 
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Applied loads. 



Total. 



Poundt. 
1,038 
10,380 
20,760 
31,140 
36,330 
41,520 
46,710 
51,000 
57,000 
62,280 
64,356 
66,432 
68,508 
70,584 
72,660 

1,038 
10,380 
20,760 
31,140 
36,330 
41,520 
46,710 
51,000 
Rail 
1,038 
10,380 
20,760 
31,140 
36,330 
41,520 
46,710 
51,000 
57,000 
62,280 
72,660 
74,736 
76,812 
78,888 
80,064 
83,040 
85,116 
87,102 
80,268 
91,344 
03,420 
98,610 
103,800 
126,000 



Maximum 
fiber stress 
persauare 



Poundt. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
55,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 



Deflections. 



Deflection 
sets. 



Inekea. 

o. 

.038 
.075 
.111 
.120 
.147 
.166 
.186 
.200 
.234 
.247 
.265 
.280 
.314 
.344 



Inch. 

a 

.002 
.003 
.004 



.005 



.009 



.023 



.095 



Remarks. 



Initial load. 



Elastic limit, approximate. 



Rail reversed in position and loaded on the base. 
Initial load. 



1,000 


a 


a 


10,000 


.037 


.006 


20,000 


.080 


.014 


30,000 


.127 


.027 


35,000 


.152 




40,000 


.179 


.043 


45,000 


.207 




50,000 


.238 


.066 



again reversed in position, returning to the first position and loading on the head. 
* — ~ " Micrometer reset at sero. 



1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
65,000 
60,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
95,000 
100,000 
121,400 


a 

.037 
.076 
.116 
.137 
.158 
.181 
.205 
.230 
.256 
.323 
.346 
.384 
.427 
.486 
.543 
.59 
.65 
.73 
.79 
.87 
1.13 
1.42 


a 

.002 
.005 
.010 


.017 


.028 


.044 
.075 








.256 





















Elastic limit, approximate. 



Ultimate strength. 



Rail not fractured. 

Permanent deflection, 19 degrees. 
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RAIL No. 07. 
Third Specimen. 
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Diagram showing the effects of overloading and loading In reversed directions In the development of 
permanent sets. 
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124 8TSEL RAILS. 

No. 765. 

Steel Rail No. 98. 

First specimen. 

Section of old rail, branded, "Carnegie, 1902 E T 11111. 

Height, 5".63. 

Width of base, 5".75. 

Weight per yard, 95.4 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, No. 4, P. F. C. 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 

"Mr" 


Pounds. 
939 
9,390 
18.780 
28,170 
32,866 
37,560 
42,255 
46,950 
51,646 
52,584 
64,462 
66,340 
56,218 
60,096 
61,974 
63,852 
65,730 
67,608 
69,486 
71,364 
73,242 
75.120 
79,815 
84,510 
89,205 
93,900 

118,400 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
46,000 
50,000 
66,000 
66,000 
68,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
73,000 
74,000 
76,000 
78,000 
80,000 
85,000 
90,000 
96,000 
100,000 
126,100 


Inch. 

o. 

.035. 
.069 
.103 
.120 
.138 
.156 
.174 
.194 
.198 
.206 
.215 
.225 
.233 
.243 
.254 
.267 
.283 
.310 
.335 
.374 
.432 
.56 
.74 
.94 
1.16 
4.40 


Inch. 
0. 

.001 
.001 
.002 


Initial load. 

Elastic limit, approximate. 

Ultimate strength. 


.002 


.005 
.008 




.013 








.026 








.155 













Rail not fractured. 

Permanent deflection, 18 degrees. 



STEEL BAILS* 

No. 766. 

Steel Rail No. 98. 
Second specimen. 

Section of old rail, branded, "Carnegie, 1902 E T 11111. 
Height, 5".63. 
Width of base, 5".75. 
Weight per yard, 95.1 pounds. 
Ends supported 54" apart. 
Loaded on base at the middle. 
Additional marks, No. 4, P. F. C. 
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Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Mayhrmf" 
fiber stress 
persouare 


PowtUU. 

9,390 
18,780 
28,170 
32,866 
37,560 
42,256 
46,950 
51,645 
52,584 
54,462 
56,340 
58,218 
60,096 
61,974 
63,862 
66,730 
67,608 
69,486 
71,364 
78,242 
76,120 
79,816 
84,510 
89,206 
93.900 
111,000 


Poundt. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
56,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
85,000 
90,000 
95,000 
100.000 
118,200 


Inch. 

o. 

.037 
.066 
.100 
.116 
.134 
.151 
.171 
.192 
.197 
.207 
.217 
.229 
.240 
.252 
.267 
.287 
.298 
.312 
.363 
.409 
.462 
.59 
.77 
.98 
1.23 


Inch. 

a 

.002 
.002 
.003 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.004 


.008 
.013 




.021 








.055 








.192 



















Rail fractured. 

Appearance, granular, radiating from inside edge of running 
surface of the head. 

Permanent deflection, 8 degrees. 
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STEEL BAILS. 

No. 767. 



Steel Rail No. 98. 

Third specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111. 

Height, 5".63. 

Width of base, 5".75. 

Weight per yard, 96.0 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, No. 4, P. F. C. 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 
per sou are 


Pounds. 
939 
9,390 
18,780 
28,170 
37,560 
46,950 
56,340 
61,035 
65,730 
70,425 
75,120 
107,600 


Pounds. 
1,000 
10,000 
20,000 
30,000 
40,000 
50,000 
60,000 
65,000 
70,000 
75,000 
80,000 
114,600 


Inch. 
0. 

.033 
.068 
.104 
.139 
.176 
.221 
.250 
.286 
.337 
.431 


Inch. 

o. 

.001 
.001 
.002 
.003 
.008 
.015 


Initial load. 
Ultimate strength. 


.044 


.156 





Rail fractured. 

Appearance, granular, radiating from the center of the head. 

Permanent deflection, 6 degrees. 






RAIL NO. 98. 

3D. SPECIMEN. 

APPEARANCE OF FRACTURED SURFACE CENTER OF RADIATION NEAR CENTER OF HEAD. 




RAIL NO. 98. 

3D. SPECIMEN. 

CROSS-SECTION OF HEAD. FRACTURED SURFACE, POLISHED AND ETCHED, 

WELL DEFINED SPOT MARKING CENTER OF RADIATION OF FRACTURE. 
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STEEL BAILS. 



No. 768. 

Steel Rail No. 99. 

First specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111. 

Height, 5".58. 

Width of base, 6". lb. 

Weight per yard, 96.6 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, No. 5, P. F. C. 



Applied loads. 



TotaL 



Poundt. 
1,004 
10,040 
20,080 
30,120 
35,140 
40,100 
45,180 
60,200 
52,208 
54,216 
56,224 
58,232 
60,240 
62,248 
64,256 
66,264 
70,280 
75,300 
80,320 
85,340 
00,360 
95,380 
100,400 
121,000 



\fRT<tniim 

fiber stress 



Poundt. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
120,500 



Deflections, 



Inches. 

o. 

.048 
.084 
.119 
.137 
.154 
.173 
.192 
.200 
.208 
.217 
.226 
.236 
.246 
.261 
.281 
.35 
.51 
.69 
.92 
1.19 
1.52 
1.94 
4.95 



Deflection 
sets. 



Inch. 

a 

.008 
.009 
.011 



.013 



.016 



.027 



.051 



Remarks. 



Initial load. 



Elastic limit, approximate. 
Snapping sound. 

Maximum load applied. 



Rail not fractured. 

Fins of metal on edge of running surface of head partially detached. 

Permanent deflection, 21 degrees. 




RAIL NO. 99. 
CROSS SECTION. POLISHED AND ETCHED. 



STEEL RAILS. 

No. 769. 

Steel Bail No. 99. 

Second specimen. 

Section of old rail, branded, "Carnegie 1902 £ T 11111. 

Height, 5".58. 

Width of base, 5".75. 

Weight per yard, 96.6 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, "No. 5, P. F. C." 
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Applied loads. 


Deflections. 


Deflection 
sets. 

Inch. 
0. 

.001 
.002 
.002 


Remarks. 


Total. 


Maximum 
fiber stress 


Pound*. 
1,004 
10,040 
20,080 
30,120 
35,140 
40,160 
45,180 
50,200 
52,208 
54,216 
56,224 
58,232 
60,240 
62,248 
64,256 
66,264 
68,272 
70,280 
75,300 
80,320 
85,340 
00,360 


Pound*. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
14,000 
66,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 


Inch. 

o. 

.026 

.064 

.007 

.115 

.132 

.151 

.172 

.181 

.100 

.200 

.210 

.221 

.232 

.240 

.267 

.286 

.317 

.39 

.57 

.74 


Initial load. 


.004 




.010 














Elastic limit, approximate. 




.026 


*. . . 








.085 















Ultimate strength. 









Rail fractured. 

Appearance of fracture, granular, starting from the outside edge of 
the running surface where a heavy fin had been formed by wheel 
pressures in service. 

Permanent deflection, 2 J degrees. 



H. Doc. 1322—60-2- 
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No. 770. 

Steel Rail No. 99. 

Third specimen, annealed at full red heat. 

Section of old rail, branded, "Carnegie 1902 E T 11111. 

Height, 5".58. 

Width of base, 5".75. 

Weight per yard, 96.3 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, "No. 5, P. F. C." 



Applied loads. 


Deflections. 


Deflection 
sets. 


— 


Total 


Maximum 
fiber stress 


Poundt. 
1,004 
10,040 
20,080 
30,120 
35,140 
40,160 
45,180 
50,200 
52,208 
54,216 
56,224 
58,232 
60,240 
62,248 
64,256 
66,264 
68,272 
70,280 
75,300 
80,320 
85,340 
90,360 
95,380 
100.400 
114,200 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
60,000 
58,000 
60,000 
62,000 
64,000 
60,000 
68,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
113,700 


Inches. 
0. 
.040 
.080 
.114 
.130 
.146 
.162 
.178 
.184 
.191 
.197 
.204 
.210 
.218 
.226 
.235 
.250 
.275 
.55 
.78 
1.10 
1.46 
1.86 
2.31 
5.12 


Inch. 

0. 
.000 
.001 
.002 


Initial load. 

Elastic limit, approximate. 

Maximum load applied. 


.002 


.002 








.004 








.043 

















Rail not fractured. 

Permanent deflection, 22 degrees. 
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132 STEEL RAILS. 

No. 771. 

Steel Rail No. 100. 

First specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111. 

Height, 5 ".65. 

Width of base, 5^.75. 

Weight per yard, 92.1 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, "No. 6, P. F. C." 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 
per sou are 


Pound*. 
880 
8,800 
17,600 
26,400 
30,800 
36,200 
39,000 
44,000 
46,760 
47,620 
49,280 
51,040 
52,800 
64,560 
66,320 
68,080 
69,840 
61,600 
63,360 
65,120 
66.880 
68,640 
70,400 
74,800 
79,200 
83,000 
88,000 

113,100 


Pound*. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
46,000 
60,600 
62,000 
64,000 
66,000 
68,000 
60,000 
02,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
85,000 
90,000 
95,000 
100,000 
128,600 


/IKS. 

o. 

.041 

.073 

.106 

.122 

.138 

.166 

.172 

.180 

.187 

.194 

.201 

.210 

.219 

.227 

.235 

.244 

.254 

.264 

.274 

.287 

.303 

.325 

.40 

.63 

.68 

.83 


/fie*. 

a 

.001 
.002 
.002 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.004 


.006 








.013 








.025 








.064 















Rail not fractured. 

Permanent deflection, when test was discontinued, 12 



STEEL BAILS. 

No. 772. 

Steel Rail No. 100. 

Second specimen. Annealed at full red heat. 

Section of old rail, branded, "Carnegie 1902 E T 11111." 

Height, 5".65. 

Width of base, 5".75. 

Weight per yard, 91.8 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, "No. 6, P. F. C." 



133 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


TotaL 


MyghniiTn 

fiber stress 


Pounds. 
880 
8,800 
17,600 
26,400 
30,800 
35,200 
39,600 
44,000 
45,760 
47,620 
49,280 
51,040 
62,800 
64,560 
56,320 
58,060 
69,840 
61,600 
63,360 
65,120 
66,880 
68,640 
70,400 
74,800 
79,200 
83,600 
88,000 
02,400 
96,800 

114,600 


Poundi. 
1,000 
10,000 
20,000 
30,000 
36,000 
40,000 
45,000 
50,000 
52,000 
64,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
110,000 
130,200 


a 

.037 
.074 
.106 
.120 
.136 
.160 
.166 
.170 
.178 
.182 
.188 
.194 
.200 
.206 
.212 
.218 
.226 
.233 
.241 
.252 
.279 
.328 
.48 
.66 
.87 
1.13 
1.40 
1.72 
4.01 


Inch. 
a 

.002 
.002 
.003 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.004 


.004 








.004 








.007 








.082 

















Rail not fractured. 

After passing the maximum stress, deflections increased under 
gradually diminishing loads, rail bending sidewise in part. 
Permanent deflection, 19} degrees. 



134 STEEL RAILS. 

No. 773. 

Stbel Rail No. 100. 

Third specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11 111." 

Height, 5".65. 

Width of base, 5".75. 

Weight per yard, 90.9 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, "No. 6, P. P. C." 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 
per square 


Pounds. 
880 
8,800 
17,600 
26,400 
30,800 
36,200 
39,000 
44,000 
45,760 
47,620 
49,280 
61,040 
62,800 
64,660 
66,320 
68,060 
69,840 
61,600 
63,360 
66,120 
66,880 
68,640 
70,400 
74,800 
79,200 
83,600 
88,000 
92,400 
96,800 
103,800 


Pound*. 
1,000 
10,000 
20,000 
30,000 
36,000 
40,000 
46,000 
60,000 
62,000 
64,000 
66,000 
66,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
86,000 
90,000 
96,000 
100,000 
106,000 
110,000 
118,000 


Indus 

o. 

.039 
.074 
.104 
.119 
.133 
.148 
.164 
.170 
.176 
.182 
.188 
.195 
.202 
.209 
.216 
.223 
.230 
.240 
.249 
.261 
.272 
.288 
.33 
.44 
.66 
.71 
.90 
1.06 


/nek. 

a 

.001 
.001 
.002 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.002 


.003 








.006 








.012 








.039 



















Rail fractured. 

Appearance of fracture, granular, starting from fin at lower side of. 
heaa where flange wear and flow or metal occurred. 
Permanent deflection, 3$ degrees. 
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STEEL RAILS. 



No. 774. 



Steel Rail No. 101. 
First specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111. 
Height, 5".61. 
Width of base, 5".75. 
Weight per yard, 95.1 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 
Additional marks, "No. 7, P. F. C." 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 


Pounds. 
979 
9,790 
19,680 
29,370 
34,265 
39,160 
44,055 
48,950 
60,908 
52,866 
64,824 
56,782 
58,740 
60,698 
62,656 
64,614 
66,572 
68,530 
70,488 
72,446 
74,404 
76,362 
78,320 
83,215 
88,110 
93,005 
97,900 
102,795 
107,690 
134,500 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
46,000 
60,000 
52,000 
54,000 
66,000 
58,000 
60,000 
62,000 
'64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
85,000 
90,000 
96,000 
100,000 
105,000 
110,000 
137,400 


Inches. 

a 

.035 
.069 
.103 
.120 
.137 
.156 
.174 
.181 
.189 
.197 
.206 
.216 
.221 
.236 
.248 
.260 
.273 
.288 
.301 
.317 
.341 
.371 
.44 
.69 
.77 
.93 
1.16 
1.43 


/ndk. 

a 

.002 
.003 
.004 


Initial load. 

Snapping sounds. 
Elastic limit, approximate. 

Maximum load applied. 


.006 


.009 








.019 








.042 








.104 



















Rail not fractured. 

Head bent into reversed curve, as viewed looking down on running 
surface. 
Permanent deflection, 21} degrees. 




RAIL NO. 101. 

2D. SPECIMEN. 

APPEARANCE OF FRACTURED SURFACE. 




RAIL NO. 1 01 . 

PHOTOMICROGRAPH OF STRUCTURE OF HEAD. NORMAL STRUCTURE 

OF PART UNAFFECTED BY WHEEL PRESSURES. 

MAGNIFICATION 110 DIAMETERS. 




RAIL NO. 101. 

PHOTOMICROGRAPH SHOWING DISTORTION OF STRUCTURE, IMMEDIATELY BELOW 

RUNNING SURFACE OF HEAD, CAUSED BY WHEEL PRESSURES. 

TAKEN NEAR MIDDLE OF WIDTH OF HEAD. 

MAGNIFICATION 1 1 DIAMETERS. 




RAIL NO. 101. 

PHOTOMICROGRAPH OF HEAD AT JUNCTION OF NORMAL STRUCTURE 

AND PART AFFECTED BY WHEEL PRESSURES. 

MAGNIFICATION 110 DIAMETERS. 




RAIL NO. 101. 

PHOTOMICROGRAPH OF FIN ON EDGE OF HEAD, SHOWING DISTORTION 

OF METAL CAUSED BY WHEEL PRESSURES. 

MAGNIFICATION 110 DIAMETERS. 



■ Ji \y 'v 

* r . 



RAIL NO. 101. 

PHOTOMICROGRAPH OF HEAD SHOWING STRUCTURE AFTER ANNEALING AT YELLOW 

HEAT. THE SAME SIHUCTUnE NOW PERTAINS 10 THE METAL WHICH 

HAD BEEN AFFEC1 ED BY THE WHEEL PRESSURES 

AS TO OTHER PARTS OF THE HEAD. 

MAGNIFICATION 110 DIAMETERS. 



STEEL BAILS. 
No. 775. 

Steel Rail No. 101. 

Second specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111. 

Height, 5".61. 

Width of base, 5".75. 

Weight per yard, 96.0 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, "No. 7, P. F. C." 
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Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 


Pound*. 
979 
9,790 
19,580 
29,370 
34,265 
39,160 
44,055 
48,950 
50,908 
62,866 
54,824 
56,782 
58,740 
60,698 
62,656 
64,614 
66,572 
68,530 
70,488 
72,446 
74,404 
76,362 
78,320 
83,215 
88,110 
93,005 
97,900 
107,600 
112,600 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
85,000 
90,000 
95,000 
100,000 
110,000 
115,000 


a 

.032 
.066 
.101 
.118 
.135 
.152 
.169 
.176 
.184 
.191 
.198 
.206 
.213 
.226 
.230 
.239 
.251 
.263 
.277 
.295 
.319 
.346 
.43 
.59 
.73 
.95 
1.46 


Inch. 

a 

.001 
.001 
.002 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.002 


.003 








.006 








.019 








.080 

















Rail fractured. 

Appearance of fracture, granular, radiating from inner corner of 
running surface of the head. 
Permanent deflection, 4 degrees. 



138 STEEL RAILS. 

No. 776. 

Stbbl Rail No. 161. 

Third specimen. Annealed at full red heat. 

Section of old rail, branded, "Carnegie 1902 E T 11111." 

Height, 5".61. 

Width of base, 5".75. 

Weight per yard, 94.8 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, " No. 7, P. F. C." 



Applied loads. 


Deflections. 


Deflection 
sets. 


— 


TotaL 


Maximum 
fiber stress 

• 


Poundt, 
979 
9,790 
19,580 
29,370 
34,265 
39,160 
44,055 
48.950 
50,908 
52,866 
64,824 
56,782 
58,740 
60.698 
62,656 
64,614 
66,572 
68,530 
70,488 
72,446 
74,404 
76,362 
78,320 
83,215 
88,110 
93,005 
97,900 
102,795 
107,690 
122,000 


Poundt. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78.000 
80,000 
85,000 
90,000 
96,000 
100.000 
105.000 
110,000 
124.600 


a 

.047 
.082 
.111 
.131 
.147 
.162 
.177 
.184 
.190 
.196 
.202 
.208 
.216 
.222 
.229 
.236 
.245 
.255 
.267 
.287 
.346 
.445 
.64 ■ 
.87 

1.11 

1.42 

1.75 

2.13 

4.59 


a ' 
.000 
.000 
.001 


Initial load. 

Elastic limit, approximate. Scale starts off . 
Ultimate strength. 


.001 


.002 








.003 








.010 








.183 

















Rail not fractured. 

Permanent deflection, when test was discontinued, 21 J degrees. 
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No. 780. 
Sikkl Rail No. 102. 

JfllBt HMM?- i ItaWl . 

Section of old rail, branded, "Carnegie 1902 E T 11111. 

Height, 5" 64. 

Width of base, 5".75. 

Weight per yard, 93.0 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, " Xo. 8, P. F. C." 



Appfed 



TotaL 



m 

3,340 

w,aw 

28,030 
32,690 

37, aw 

42,030 
48,700 
48,668 
50,436 
63,304 
M.1T2 
66,040 
67,008 
60,776 
61,644 
63,613 
66,380 
67,248 
60,116 
70,084 
72,863 
74,730 
70,300 
64,060 
88,730 
03,400 
08,070 
102.740 
107,410 
112,080 
128,200 



1,000 
10,000 
V,000 
30,000 
36,000 
40,000 
46,000 
60,000 
62,000 
64,000 
66,000 
68,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
85,000 
00,000 
06,000 
100,000 
106,000 
110,000 
115,000 
130,000 
137,300 



AaoWa. • 

a 

.043 
.080 

.112 I 

.127 !. 

.143 | 

.168 . 

.175 , 

.182 !. 

.180 •. 
.106 

.203 ,. 

.211 , 

.210 . 
.226 
.234 



twdL. 

a 



.010 



.261 
.271 
.282 
.206 
.308 
.37 
.46 
.68 
.74 
.03 
1.16 
1.30 
LOO 
3.56 



.021 



.046 



Elastic limit, approximate. 



Ultimata raaf atanoa. 



Rail not fractured. 

Permanent deflection, when test was discontinued, 14 degrees. 



STEEL RAILS. 
No. 781. 

Steel Rail No. 102. 

Second specimen. 

Section of old rail, branded, " Carnegie 1902 E T 11111." 

Height, 5".64. 

Width of base, 5".75. 

Weight per yard, 93.0 pounds. 

Ends supported 54" apart. . 

Loaded on base at the middle. 

Additional marks, " No. 8, P. P. C." 
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Applied loads. 


Deflections. 


Deflection 
seta. 


Remarks. 


Total. 


Maximum 
fiber stress 


Pounds. 
034 
0,340 
18,680 
38,030 
83,690 
37,360 
43,030 
46,700 
48,668 
60,436 
63,304 
64,173 
66,040 
67,906 
60,776 
61,644 
63,513 
66,380 
67,348 
60,116 
70,084 
72,863 
74,720 
70,300 
84,060 
88,730 
03,400 
0$,070 
102,740 
107,410 
113,060 
110,800 


Pounds. 

1,000 

10,000 

30,000 

30,000 

86,000 

40,000 

46,000 

60,000 

63,000 

64,000 

66,000 

68,000 

60,000 

63,000 

64,000 

66,000 

68,000 

70,000 

73,000 

74,000 

76,000 

78,000 

80,000 

85,000 

00,000 

06,000 

100,000 

106,000 

110,000 

115,000 

130,000 

138,300 


Indus. 

a 

.030 
.076 
.111 
.133 
.137 
.153 
.167 
.173 
.180 
.186 
.103 
.100 
.305 
.313 
.318 
.336 
.333 
.343 
.340 
.360 
.270 
.284 
.33 
.43 
.57 
.74 
.03 
1.14 
1.37 
1.60 


Inch. 
6. 

.001 
.003 
.008 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.008 


.003 








.004 








.006 








.029 























Rail fractured. 

Appearance of fracture, granular, radiating from inner edge of run- 
ning surface of the head. 
Permanent deflection, 6} degrees. 
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No, 782. 

Steel Rail No. 102. 

Third specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111." 

Height, 5".64. 

Width of base, 6".75. 

Weight per yard, 92.7 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, " No. 8, P. F. C." 



Applied loads. 


Deflections. 


Deflection 
sets. 


Bctnaiks. 


Total. 


Maximum 
fiber straw 

•"•ST. 


Pound*. 
034 
9,340 
18,680 
28,020 
37,360 
46,700 
48,568 
50,436 
52,304 
54,172 
56,040 
57,008 
50,776 
61,644 
63,512 
65,380 
67,248 
60,116 
70,084 
72,852 
74,720 
70,300 
84,060 
88,730 
03,400 
102,740 
112,060 
122,300 


Pownd*. 
1,000 
10,000 
20,000 
30,000 
40,000 
50,000 
62,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
85,000 
00,000 
05,000 
100,000 
110,000 
120,000 
130,000 


Inches. 

a 

.050 
.080 
.122 
.154 
.185 
.102 
.100 
.205 
.212 
.218 
.226 
.233 
.241 
.248 
.257 
.266 
.275 
.285 
.206 
.306 
- .38 
.48 
.64 
.80 
1.24 
1.81 
3.00 


Inch. 
0. 

.002 
.005 


Initial load. 

Elastic limit* approximate. 
Ultimate strength. 


.006 
.D08 








.011 








.020 








.040 

















Rail not fractured. 

Permanent deflection when test was discontinued, 1 1 degrees. 
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144 STEEL RAILS. . 

No. 783. 

Steel Rail No. 103. 

First specimen. 

Section of old rail, branded, "Carnegie 1902 ETlllll." 

Height, 5".62. 

Width of base, 5".75. 

Weight per yard, 96.3 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, "No. 9, P. P. C, S. R. No. 3, T. R." 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 


Pounds. 
1,016 
10,160 
20,320 
30,480 
35,560 
40,640 
45,720 
50,800 
52,832 
54,864 
56,896 
58,928 
60,980 
62,992 
65,024 
67,056 
69,088 
71,120 
73,152 
75,184 
77,216 
79,248 
81,280 
83,312 
85,34* 
87,376 
89,408 
91,440 
96,520 
101,600 
106,680 
111,760 
116,840 
121.920 
150,000 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
95,000 
100,000 
105,000 
110,000 
115,000 
120,000 
147,600 


Inches. 

0. 

.053 
.096 
.131 
.148 
.164 
.181 
.198 
.204 
.211 
.217 
.224 
.230 
.238 
.244 
.250 
.258 
.263 
.272 
.279 
.287 
.295 
.303 
.313 
.320 
.331 
.342 
.356 
.44 
.51 
.61 
.74 
.89 

1.08 

2.0D 


a " 
.005 
.009 
.010 


Initial toad. 

Elastic limit, approximate. 
Maximum load applied. 


.012 


.013 








.016 








.020 








.027 








.049 

















Rail not fractured. 

Permanent deflection, when test was discontinued, 8 degrees. 



STEEL RAILS. 
No. 784. 

Steel Rail No. 103. 

Second specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111. " 

Height, 5".62. 

Width of base, 5".75. 

Weight per yard, 96.0 pounds. 

Ends supported 54" apart. 

Loaded on base at the middle. 

Additional marks, "No. 9, P. F. C, S. R. No. 3, T. R." 
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Applied loads. 


Defleotioiis. 

Inches. 
0. 

.039 
.076 
.109 
.125 
.141 
.157 
.173 
.179 
.186 
.192 
.198 
-.205 
.211 
.217 
.224 
.231 
.238 
.246 


Deflection 
sets. 

Inch. 
0. 

.001 
.002 
.003 


Remarks. 


Total. 


Maximum 
fiber stress 
per square 

ir.c.i. 



Pounds. 

1,000 

10,000 

20,000 

30,000 

35,000 

40,000 

45,000 

60,000 

52,000 

54,000 

56,000 

58,000 

60,000 

62,000 

64,000 

66,000 

68,000 

70,000 

72,000 

74,000 

76,000 

78,000 

80,000 

85,000 

90,000 

95,000 

100,000 

105,000 

110,000 

115,000 

120,000 

125,000 

130,000 

133,300 


Pounds. 

1,016 

10,160 

20,320 

30,480 

35,560 

40,640 

45,720 

50,800 

52,832 

54,864 

56,806 

58,928 

60,960 

62,992 

65,024 

67,066 

69,068 

71,120 

73,152 

75,184 

77,216 

79,248 

81,280 

86,360 

91,440 

96,520 

101,600 

106,680 

111,760 

116,840 

121,920 

127,000 

132,080 

135,400 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.003 


.004 








.005 








.007 


.252 
.260 






.268 
.277 
.29 
.33 
.39 
.48 
.58 
.71 
.85 
1.03 
1.22 
1.47 




.015 










. 














1 



Rail fractured. 

Appearance of fracture, granular, radiating from inner edge of 
running surface of the head. 

Permanent deflection, 3J degrees. 

tL Doc. 1322-60-2 10 
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No. 785. 

Steel Rail No. 103. 

Third specimen. 

Section of old rail, branded, "Carnegie 1902 E T 11111." 

Height, 5".62. 

Width of base, 5".75. 

Weight per yard, 95.7 pounds. 

Ends supported 54" apart. 

Loaded on head at the middle. 

Additional marks, "No. 9, P. F. C, S. R. No. 3, T. R." 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 
per square 


Pounds. 
1,016 
10,160 
20,320 
30,480 
35,560 
40,640 
45,720 
50,800 
52,832 
54,864 
56,896 
58,928 
60,960 
62,992 
65,024 
67,056 
69,088 
71,120 
73,152 
75,184 
77,216 
79,248 
81,280 
83,312 
85,344 
87,376 
89,406 
91,440 
93,472 
95,504 
97,536 
99,568 
101,600 
111,760 
116,840 
121,920 
127,000 
182,080 
150,000 


Poundt. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
• 86,000 
88,000 
90,000 
92,000 
94,000 
96,000 
98,000 
100,000 
110,000 
115,000 
120,000 
125,000 
130,000 
147,600 


Inches. 
0. 

.049 
.089 
.123 
.140 
.156 
.171 
.188 
.198 
.203 
.209 
.216 
.223 
.232 
.239 
.245 
.254 
.261 
.270 
.278 
.286 
.295 
.305 
.315 
.325 
.337 
.349 
.363 
.384 
.407 
.431 
.470 
.512 
.65 
.78 
.95 


Inch. 
0. 

.003 
.004 
.004 


Initial load. 

Rail rested under Initial load 16 hours. 

Elastic limit, approximate. 
Maximum load applied. 


.005 


.005 








.oio 








.016 








.029 








.055 








.064 






1.5 
1.35 
2.36 













Rail not fractured. 

Permanent deflection when test was discontinued, 8} degrees. 
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148 STEEL BAILS. 

No. 786. 

Steel Rail No. 104. 

First specimen. 

Section of old rail, branded, "E T 92 11111111. " 
Height, 4".83. 
Width of base, 4".875. 
Weight per yard, 79.8 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 

Additional marks, "South rail (g) M. P. 190 X 2026 Ft. Deg. 2-08', 
E. 5.25." 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 
per square 


Pounds. 
788 
7,880 
15,760 
23,640 
27,580 
31,520 
35,460 
39,400 
40,976 
42,552 
44,128 
45,704 
47.280 
48,856 
50,432 
52,008 
53,584 
65,160 
56.736 
58,312 
59,888 
61,464 
63,040 
64.616 
66,192 
67,768 
60,344 
70,920 
74,860 
78.800 
82,740 
86,680 
90,620 
94,560 
108,100 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
95,000 
100,000 
105,000 
110,000 
116,000 
120,000 
137,200 


Inches. 
0. 
.054 
.103 
.147 
.168 
.189 
.210 
.231 
.240 
.248 
.256 
.265 
.274 
.283 
.292 
.302 
.311 
.321 
.332 
.344 
.358 
.376 
.401 
.421 
.455 
.490 
.530 
.578 
.74 
.90 
1.12 
1.41 
1.73 
2,12 
5.20 


Inch. 
0. 

.004 
.004 
.004 


Initial load. 

Elastic limit, approximate. 

Maximum load applied. 


.005 


.006 








.009 








.015 








.063 








.181 





















Rail not fractured. 

Permanent deflection, when test was discontinued, 19£ 



STEEL RAILS. 

No. 787. 

Steel Rail No. 104. 

Second specimen. 

Section of old rail, branded, "E T 92 11111111." 
Height, 4".83. 
Width of base, 4".875. 
Weight per yard, 79.2 pounds. 
Ends supported 54" apart. 
Loaded on base at the middle. 

Additional marks, "South rail (B) M. P. 190 X 2026 feet. 
E. 5.25." 
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Deg.2-08', 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 
peraauare 


Pound*. 
788 
7,880 
15,760 
23,640 
27,580 
31,520 
35,460 
39,400 
40,976 
42,552 
44,128 
45,704 
47,280 
48,856 
50,432 
52,008 
53,584 
55,160 
56,736 
58,312 
59,888 
61,464 
63,040 
64,616 
66,192 
67,768 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 


Inch. 

0. 
.046 
.093 
.134 
.155 
.175 
.197 
.218 
.227 
.236 
.245 
.254 
.264 
.272 
.282 


Inch. 
0. 

.001 
.001 
.002 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.003 


.005 








.010 




.292 
.303 
.316 
.329 
.342 
.358 
.374 
.396 
.423 
.454 






.022 








.0G0 






1 



Rail fractured. 

Appearance of fracture, granular, radiating from a blue-black 
spot .08 deep by ".24 wide next running surface of head and near 
inner edge. 

Permanent deflection, barely appreciable. 



150 STEEL BAILS. 

No. 788. 

Steel Rail No. 104. 

Third specimen. 

Section of old rail, branded, "E T 92 11111111." 
Height, 4".83. 
Width of base, 4".875. 
Weight per yard, 80.1 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 

Additional marks, " South rail (g) M. P. 190 X 2026 feet. Deg. 2-08', 
E. 5.25." 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


Total. 


Maximum 
fiber stress 
per square 


Pounds. 
788 
7,880 
15,760 
23,640 
27,580 
31,520 
35,460 
30,400 
40,076 
42,552 
44,128 
45,704 
47,280 
48,856 
50,432 
52,008 
53,584 
55,160 
56,736 
58,312 
50,888 
61,464 
63,040 
64,616 
66,102 
67,768 
60,344 
70,020 
74,860 
78,800 
82,740 
86,680 
107,600 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
60,000 
52,000 
64,000 
66,000 
58,000 
60.000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
00,000 
05,000 
100,000 
105,000 
110,000 
136,500 


Inch. 

o. 

.052 
.000 
.142 
.163 
.184 
.205 
.226 
.234 
.242 
.253 
.260 
.260 
.278 
.288 
.297 
.307 
.317 
.320 


Inch. 

a 

.000 
.001 
.001 


Initial load. 


.001 


.002 




.004 


.006 




Elastic limit, approximate. 




. .. 




.014 


' 


.340 






.356 
.373 
.307 
.419 
.446 
.471 
.519 
.565 
.75 
.93 
1.15 
1.43 












.049 


■ 












.166 












Ultimate strength. 









Rail fractured. 

Appearance of fracture, granular, radiating from an oblique crack 
in the base of the rail near the middle of its width and at the lower 
surface. The oblique crack was about i" long by ".02 deep. 

Permanent deflection, 17 degrees. 
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No. 789. 

Steel Rail No. 105. 

First specimen. 

Section of old rail, branded, "E T 92 11111111." 
Height, 4".85. 
Width of base, 4".875. 
Weight per yard, 78.6 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 

Additional marks, "North rail®, M. P. 190 X 2041 Ft. Deg. 
2-08', E. 5.25." 



Applied loads. 


Deflections. 


Deflection 
sots. 


Remarks. 


Total. 


Maximum 
fiber stress 
per square 


Pounds. 
678 
6.780 
13,560 
20,340 
23,730 
27,120 
30,510 
33,900 
35,256 
36,612 
37,968 
39,324 
40,680 
42,036 
43,392 
44,748 
46,104 
47,460 
48,816 
50,172 
51,528 
52,884 
54,240 
55,596 
56,952 
58,308 
59,664 
61,020 
64,410 
67,800 
71,190 
74,580 
102,300 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
62,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
95,000 
100,000 
105,000 
110,000 
150,900 


Inch. 

o. 

.046 

.090 

.129 

.148 

.166 

.184 

.203 

.210 

.217 

.225 

.232 

.240 

.247 

.256 

.202 

.270 

.279 

.286 

.296 

.306 

.317 

.331 

.345 

.358 

.381 

.401 

.423 

.51 

.63 

.77 

.95 


Inch. 
0. 

.001 
.002 
.003 


Initial load. 


.004 


.004 








.006 












• 


.009 


Elastic limit, approximate. 
Ultimate strength. 








.025 








.079 















Rail fractured. 

Appearance of fracture, granular, radiating from edge of outer 
flange of base. Small triangular fragment detached from flange. 
Permanent deflection, 19 degrees. 
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No. 790. 

Steel Rail No 105. 

Second specimen. 

Section of old rail, branded, "E T 92 11111111." 
Height, 4".85. 
Width of base, 4".875. 
Weight per yard, 78.0 pounds 
Ends supported 54" apart. 
Loaded on base at the middle. 

Additional marks, "North rail (3>, M. P. 190 X 2041 Ft. Deg. 
2-08', E. 5.25." ^ 



Applied loads. 


Deflections. 


Deflection 
sets. 


Remarks. 


TotaL 


Maximum 
fiber stress 

"VST 


Pounds. 
678 
6,780 
13,560 
20,340 
23,730 
27,120 
30,510 
33,900 
35,256 
36,612 
37,968 
39,324 
40,680 
42,036 
43,392 
44,748 
46,104 
47,460 
48,816 
50,172 
61,528 
52,884 
54,240 
67,630 
61,020 
64,410 
67,800 
71,190 
74,580 
77,600 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
60,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68.000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
86,000 
90,000 
95,000 
100,000 
106,000 
110,000 
114,500 


Inch. 

o. 

.044 

.067 

.124 

.147 

.161 

.178 

.197 

.204 

.212 

.219 

.226 

.234 

.242 

.249 

.256 

.265 

.273 

.281 

.289 

.298 

.307 

.317 

.34 

.39 

.46 

.56 

.72 

.91 


Inch. 

a 

.002 
.002 
.003 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.003 


.004 








.005 








.009 








.018 




















Bail fractured. 

Appearance of fracture, granular, radiating from outer edge of 
running surface of head. 
Fractured 3" eccentric. 
Detached a piece of base and web 9" long. 
Permanent deflection, 1} degrees. 
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No. 791. 

Steel Rail No. 105. 

Third specimen. 

Section of old rail, branded. "E T 92 11111111." 
Height, 4".85. 
Width of base, 4".875. 
Weight per yard, 78.9 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 

Additional marks, "North rail(£i, M. P. 190 X 2041 Ft. 
2-08', E. 5.25." 



Deg. 



Applied loads. 


Deflections. 




Maximum 


Total. 


fiber stress 
persouare 




Pounds. 


Pounds. 


Inches. 


678 


1,000 


0. 


6,780 


10,000 


.044 


13,560 


20,000 


.088 


30,340 


30,000 


.124 


23,730 


35,000 


.143 


27,120 


40,000 


.161 


30,510 


45,000 


.178 


33,000 


50,000 


.197 


35,256 


52,000 


.203 


36,612 


54,000 


.210 


37,068 


56,000 


.217 


30,324 


58,000 


.224 


40,680 


60,000 


.232 


42,036 


62,000 


.239 


43,392 


64,000 


.246 


44,748 


66,000 


.254 


46,104 


68,000 


.262 


47,460 


70,000 


.269 


48,816 


72,000 


.277 


50,172 


74,000 


.285 


51,528 


76,000 


.292 


62,884 


78,000 


.300 


54,240 


80,000 


.310 


55,506 


82,000 


.317 


56,952 


84,000 


.328 


68,308 


86,000 


.337 


59,664 


88,000 


.348 


61,020 


90,000 


.364 


64,410 


95,000 


.42 


67,800 


100,000 


.51 


71,190 


105,000 


.65 


74,580 


110,000 


.81 


108,000 


159,300 


5.21 



Deflection 
sets. 



Inch. 
0. 

a 

.001 
.001 



.002 
.002* 



.003 



Remarks. 



Initial load. 



Rested under Initial load 16 hours. 



.012 



Elastic limit, approximate. 



Maximum load applied. 



Rail not fractured. 

Permanent deflection when test was discontinued, 19} 
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156 STEEL RAILS. 

No. 792. 

Steel Rail No. 106. 

First specimen. 

Section of old rail, branded, "Carnegie 1907 E T 11111 85." 
Height, 5". 12. 
Width of base, 5".19. 
Weight per yard, 78.6 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 

Additional marks, "Taken out on O. G. Bridge. High side of curve, 
4 deft, rails. Sheridan, Pa." 



Applied loads. 


Deflections. 


Deflection 
sets. 


i 


Total. 


Maximum 
fiber stress 
per sou are 


Remarks. 


Pounds. 

671 

6,710 

13,420 

20,130 

23,485 


Pound*. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
95,000 
100,000 
105,000 
110,000 
115.000 
120,000 
128,200 


Inches. 
0. 

.044 
.085 
.122 
.139 
.155 
.171 
.188 
.194 
.202 
.209 
.216 
.222 
.230 
.237 
.245 
.252 
.261 
.269 
.278 
.287 
.296 
.308 
.321 
.343 
.370 
.410 
.446 
58 
.74 
.93 
1.15 
1.40 
1.71 
2.70 


Inch. 
0. 

.001 
.001 
.002 


Initial load. 


26,840 
30,195 


.003 


1 


33,550 
34,892 


.004 


i 


36,234 
37,576 
38,918 
40,260 
41,602 
42,944 
44,286 




! 




i 






.008 






45,628 




46,970 
48,312 


.014 


Elastio limit, approximate. , 


49,654 
50,996 
52,338 
53,680 
55,022 
56,364 
57,706 
59,048 
60,390 
63,745 
67,100 
70,455 
73,810 
77,165 
80,520 
86,000 










.028 








.129 














Ultimate strength. i 







Rail not fractured. 

Deflections continued after passing maximum stress. 

Permanent deflection when test was discontinued, 13$ 
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No. 793. 

Steel Rail No. 106. 

Second specimen. 

Section of old rail, branded, "Carnegie 1907 E T 11111 85." 
Height, 5".12. 
Width of base, 5". 19. 
Weight per yard, 78.0 pounds. 
Ends supported 54" apart. 
Loaded on base at the middle. 

Additional marks, " Taken out on O. G. Bridge. High side of curve, 
4 deft, rails. Sheridan, Pa." 



Applied loads. 


Deflections. 


Deflection 
sets. 


_~ 


TotaL 


fiber stress 
personate 


Pound*. 
671 
6,710 
13,420 
20,130 
23,485 
26,840 
30,195 
33,550 
34,892 
36,234 
37,576 
38,918 
40,260 
41,602 
42,944 
44,286 
45,628 
46,970 
48,312 
49,654 
50,996 
52,338 
53,680 
67,035 
60,390 
63,745 
67,100 
70,455 
73,810 
77,165 


Pound*. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
54,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
85,000 
90,000 
95,000 
100,000 
105,000 
110,000 
115,000 


a 

.039 
.078 
.114 
.131 
.147 
.163 
.180 
.187 
.193 
.200 
.207 
.214 
.221 
.228 
.236 
.244 
.253 
.261 
.272 
.284 
.296 
.314 
.37 
.46 
.56 
.71 
.89 
1.10 


Inch. 

a 

.001 
.001 
.002 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.003 


.003 








.005 








.012 








.040 














1 





Bail fractured. 

Appearance of fracture, granular, radiating from inner edge of 
running surface of head. 

Permanent deflection, 3 degrees. 



158 STEEL BAILS. 

No. 794. 

Steel Rail No. 106. 

Third specimen. 

Section of old rail, branded, "Carnegie 1907 E T 11111 85." 
Height, 5". 12. 
Width of base, #'.19. 
Weight per yard, 78.0 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 

Additional marks, " Taken out on O. O. Bridge. High side of curve, 
4 deft, rails. Sheridan, Pa." 



Applied loads. 



Total. 



Pounds. 
671 
6,710 
13,420 
20,130 
23,485 
26,840 
30,195 
33,550 
34,802 
36,234 
37,576 
38,918 
40,260 
41,602 
42,944 
44,286 
45,628 
46,970 
48,312 
49,654 
50,996 
52,338 
53,680 
55,022 
56,364 
57,706 
59,048 
60,390 
63,745 
67,100 
70,455 
73,810 
77,165 
80,520 
87,600 



fiber stress 

"ME- 



Paun 

U 
10 
:v 
,10 r i 

:i r '. 
40.1 
45 J 
50,1 

:,im 

M.< 
W.I 
38,1 
60>1 

M.. 

mj 

68.1 
70,1 
72 f 1 

74 r I 
7M 
78. i 

Sri. 

kH.l 

QU. 

05 J 
100J 
105, 

110,1 
ll.i 
120,1 
130.1 



Deflections 



FWfl- 


Inches. 


,000 


a 


.000 


.043 


.000 


.084 


,000 


.119 


.000 


.137 


000 


.152 


.ooo 


.170 


,000 


.187 


,000 


.194 


,WJ0 


.201 


.000 


.209 


,000 


.217 


.000 


.224 


(KN.I 


.234 


,000 


.243 


,000 


.252 


.000 


.262 


,000 


.272 


f 000 


.283 


F ooo 


.292 


.0011 


.304 


mi 


.315 


,000 


.329 


.[jTnj 


.346 


,000 


.361 


. mo 


.383 


,000 


.407 


, OOP 


.474 


.000 


. .60 


,000 


.76 


,000 


.94 


,000 


1.17 


,000 


1.42 


,000 


1.73 


,000 


2.00 



Deflection 
sets. 



Inch. 

a 

.001 
.001 
.001 



.002 



.004 



.009 



.023 



.047 



.165 



Remarks. 



Initial load. 



Elastic limit, ap prox im ate. 



Ultimate strength. 



Rail not fractured. 

Permanent deflection when test was discontinued, 11} 
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160 STEEL BAILS. 

No. 777. 

Steel Rail No. 107. 

First specimen. 

Section of old rail, branded, "Carnegie 1907 E T 11111 85." 
Height, 4".85. 
Width of base, 5". 19. 
Weight per yard, 79.8 pounds. 
Ends supported 54" apart. 
Loaded on base at the middle. 

Additional marks, " Taken out on O. G. bridge, Low side of curve, 
4 deft, rails. Sheridan, Fa." 



Applied loads. 


Deflections. 


Deflection 
sets. 


• Remarks. 


Total. 


Maximum 
fiber stress 
persouare 


Pounds. 
660 
6,600 
13,380 
20,070 
23,415 
26,760 
71,200 


Pounds. 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
106,400 


Inch. 
0. 

.037 
.074 
.111 
.121 
.137 


Inch. 

a 

.001 
.001 


Initial load. 
Ultimate strength. 




.001 







Bail fractured. 

Appearance of fracture granular, radiating from inner edge of 
running surface of the head. 
Permanent deflection, 2} degrees. 
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No. 778. 

Steel Rail No. 107. 

Second specimen. 

Section of old rail, branded, "Carnegie 1907 E T 11111 85." 
Height, 4".85. 
Width of base, 5".19. 
Weight per yard, 79.2 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 

Additional marks, "Taken out on O. G. bridge, Low side of curve, 
4 deft, rails. Sheridan, Pa." 



Applied loads. 


Deflections. 


Deflection 
sets. 


i 
Remarks. 


Total. 


Maximum 
fiber stress 


Poundt. 
669 
6,690 
13,380 
20,070 
23,415 
26,760 
30,106 
33,450 
34,788 
36,126 
37,464 
38,802 
40,140 
41,478 
42,816 
44,154 
45,492 
48,830 
48,168 
49,506 
50,844 
52,182 
53,520 
54,858 
56,196 
67,534 
58,872 
60,210 
63,555 
66,900 
70,245 
73,590 
76,935 
80,280 
96,800 


Poundt, 
1,000 
10,000 
20,000 
30,000 
35,000 
40,000 
45,000 
50,000 
52,000 
64,000 
56,000 
58,000 
60,000 
62,000 
64,000 
66,000 
68,000 
70,000 
72,000 
74,000 
76,000 
78,000 
80,000 
82,000 
84,000 
86,000 
88,000 
90,000 
95,000 
100,000 
105,000 
110,000 
115,000 
120,000 
144,700 


Indies. 

a 

.041 
.060 
.114 
.131 
.147 
.163 
.179 
.185 
.192 
.198 


Inch. 
0. 

.001 
.001 
.001 


Initial load. 

Elastic limit, approximate. 
Ultimate strength. 


.001 


.002 






.205 




.212 
.218 
.225 
.231 
.238 
.246 
.254 
.261 
.268 
.276 
.284 
.293 
.302 
.311 
.325 
.343 
.40 
.50 
.63 
.79 
.97 
1.19 


.003 








.006 








.013 








.039 



















Rail fractured. 

Appearance of fracture granular, radiating from edge of one 
flange of base. 
Permanent deflection, 9 degrees. 

H, Poc. 1322— 90-2 U 
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No. 779. 

Steel Rail No. 107. 

Third specimen 

Section of old rail, branded, "Carnegie 1907 E T 11111 85." 
Height, 4" 85. 
Width of base, 5". 19. 
Weight per yard, 75.0 pounds. 
Ends supported 54" apart. 
Loaded on head at the middle. 

Additional marks, "Taken out on O. G. bridge, Low side of curve, 
4 deft, rails. Sheridan, Pa." 




Remarks. 



Initial load. 



Elastic limit, approximate. 



Maximum load applied. 



Rail not fractured. 

Permanent deflection when test was discontinued, 21 degrees. 
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STEEL RAILS. 



VIEWS OF STREAKS AND MARKS ON LONGITUDINAL 

AND CROSS SECTIONS OF STEEL RAILS, AND 

PHOTOMICROGRAPHS OF THERMAL 

CRACKS AND FISSURES. 
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RAIL NO. 41. 

OLD ENGLISH STEEL RAIL. CAMMEL TOUGHENED SHEFFIELD STEEL, 1 872. 

CROSS SECTION. POLISHED AND ETCHED SPECIMEN. 
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RAIL NO. C8. 
STEEL RAIL, CURRENT DOMESTIC MANUFACTURE. 100 LB5. SECTION. 
LONGITUDINAL STREAKS IN BASE. POLISHED AND ETCHED SPECIMEN. 
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RAIL NO. 68. 



STEEL RAIL, CURRENT DOMESTIC MANUFACTURE. CROSS SECTION. 
POLISHED AND ETCHED SPECIMEN. 




RAIL NO. 69. 

STEEL RAIL, CURRENT DOMESTIC MANUFACTURE. BENDING TESTS MADE ON A THIN 

SECTION, POLISHED AND ETCHED, DEVELOPING FRACTURES ON LINE OF 

STREAKS OR AT DARK COLORED SPOTS. RAIL SECTION CUT APART 

BEFORE BENDING, DETACHING WEB FROM BASE AND HEAD. 





STEEL RAIL, CURRENT DOMESTIC MANUFACTURE. SPECIMEN POLISHED AND ETCHED, 
SHOWING CONNECTION BETWEEN END MARKINGS AND LONGITUDINAL STREAKS. 
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PHOTOMICROGRAPH OF THERMAL CRACK IN HEAD OF RAIL. PART NEXT 

RUNNING SURFACE. LONGITUDINAL SECTION OF RAIL HEAD. 

MAGNIFICATION 110 DIAMETERS. 




PHOTOMICROGRAPH OF THERMAL CRACK IN HEAD OF RAIL, INTERMEDIATE 

PART. LONGITUDINAL SECTION OF RAIL HEAD. 

MAGNIFICATION 110 DIAMETERS. 









PHOTOMICROGRAPH OF THERMAL CRACK IN HEAD OF RAIL, LOWER PART 

OF CRACK. LONGITUDINAL SECTION OF RAIL HEAD. 

MAGNIFICATION 1 1 DIAMETERS. 




PHOTOMICROGRAPH OF THERMAL CRACK IN HEAD OF RAIL, CRACK 

NOT PENETRATING BEYOND HARDENED METAL OF RUNNING 

SURFACE. LONGITUDINAL SECTION OF RAIL HEAD. 

MAGNIFICATION 1 1 DIAMETERS. 




PHOTOMICROGRAPH OF THERMAL CRACK IN HEAD OF RAIL. 

TRANSVERSE SECTION OF RAIL HEAD. 

MAGNIFICATION 110 DIAMETERS. 




PHOTOMICROGRAPH OF THERMAL CRACK IN HEAD OF RAIL, 

INTERIOR CRACK, IN HARDENED ZONE OF HEAD. 

TRANSVERSE SECTION OF RAIL HEAD. 

MAGNIFICATION 1 10 DIAMETERS. 




PHOTOMICROGRAPH OF STREAK IN BASE OF STEEL RAIL. 
MAGNIFICATION 150 DIAMETERS. 



INITIAL STATE. 




PHOTOMICROGRAPH OF STREAK IN BASE OF STEEL RAIL, AFTER 

STRAINING. FISSURE IN STREAK OPENED. 

MAGNIFICATION 150 DIAMETERS 




PHOTOMICROGRAPH OF STREAK IN BASE OF STEEL RAIL, AFTER FURTHER 

STRAINING. FISSURE IN STREAK INCREASED IN WIDTH. 

MAGNIFICATION 1 50 DIAMETERS. 



ENDURANCE OF ROTATING SHAFTS. 
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ENDUBANCE OF ROTATING SHAFTS. 



No. 405. 

Marks, 1.09 C. 

Gautier steel bar; 1.09 per cent carbon. Hot-rolled bar. 

Diameter, 1". Speed of rotation, 500 per minute. 

Length between end supports, 33". 

Loaded over 4" length at middle. 

Deflections measured on chord of 10". 



Maxi- 
mum 
fiber 
stress 
per 
square 
inch. 


Number of rotations. 


Micrometer readings for 
deflections. 


De- 
flec- 
tions. 


8ets. 


1 


Successive. 


Total. 


On 
line. 


Un- 
load- 
ed. 


Load- 
ed. 


Un- 
load- 
ed. 


Remarks. 


Pounds. 
35,000 

35,000 

35,000 

35,000 

40,000 

40,000 

45,000 

45,000 

50,000 

50,000 

55,000 

56,000 

60,000 

60,000 

60,000 




12,876,430 
70,300,720 
139,900,330 
176,280.000 




Inch. 


Inch. 


Inch. 


Inch. 


Inch. 


Reported In 1906. 
Reported in 1906. 
Reported in 1907. 

Bar ruptured under 
one of the middle 
bearings. 


67,424,290 
69,599,610 
35,379,670 


























a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 


.1563 
.1665 

.1566 
J 565 

.1565 
.1565 

.1567 
.1567 

.1566 
.1573 

.1572 
1573 

.1567 
.1587 

.1585 
.1588 

.1620 
.1610 

.1620 
.1620 

.1565 
.1725 


.1277 

.1280 

.1235 
.1235 

.1237 
1233 

.1197 
.1194 

.1190 
.1190 

.1148 
.1146 

.1125 
.1126 

.1084 
.1083 

.1041 
.1039 

.1007 
.1007 

.0647 
.0930 


.1662 
.1662 

.1663 
.1562 

.1563 
.1662 

.1563 
.1560 

.1557 
1557 

.1554 
.1556 

.1543 
.1544 

.1541 
.1540 

.1512 
.1505 

.1606 
.1499 

.1386 
.1450 


.0285 
.0282 

.0328 
.0327 

.0326 
.0329 

.0366 
.0366 

.0367 
.0367 

.0406 
.0410 

.0418 
.0415 

.0457 
.0457 

.0471 
.0466 

.0498 
.0492 

.0638 
.0520 


.0001 
.0003 

.0U03 

.UU03 

.0002 
.0003 

.0004 
.0007 

.0009 

.0016 

.0018 
.0017 

.0024 
.0043 

.0044 
.0048 

.0108 
.0106 

.0116 
.0121 

.0180 
.0276 





175,280,000 


1,000 


175,281,000 





175,281.(00 


1,000 


175,282.000 





175,282,000 


1,000 


175,283,000 


o 


175,283,000 


1,000 


175,284,000 





175,284,000 


1,000 


175,286,000 


16,350 


175,301,350 















ENDURANCE OF ROTATING SHAFTS. 

No. 415. 

Marks, AM-834-10-1. 

Amorphous steel bar. 

Diameter, 1". Speed of rotation, 500 per minute. 

Length between end supports, 33". 

Loaded over 4" length at middle. 

Deflections measured on chord of 10". 
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MaiV- 

fiber 
strew 

P« 
square 
Inch. 


Number of rotations. 


Micrometer readings for 
deflections. 


De- 
flec- 
tions. 






Successive. 


Total. 


On 

line. 


Un- 
load- 
ed. 


Load- 
ed. 


Un- 
load- 
ed. 


Sets. 


Remarks. 


Pounds. 
40,000 

40,000 
45,000 
45,000 
50,000 
50,000 
55,000 
55,000 
00,000 
00,000 
00,000 




46,386,600 
80,200,000 




Inch. 


Inck. 


Inch. 


Inch. 


In*. 


Reported in 1907. 


34,813,500 


a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 


.1574 
.1575 

.1573 
.1575 

.1572 
.1570 

.1572 
.1571 

.1570 
.1572 

.1572 
.1573 

.1572 
.1573 

.1573 
.1571 

.1572 
.1574 


.1242 
.1246 

.1203 

.1206 

.1196 
.1206 

.1158 
.1170 

.1154 
.1172 

.1120 
.1138 

.1118 
.1132 

.1077 
.1094 

.1076 
.1093 


.1572 
.1574 

.1572 
.1573 

.1507 
.1570 

.1509 
.1572 

.1509 
.1570 

.1570 
.1570 

.1508 
.1572 

.1567 
.1572 

.1509 
.1570 


.0330 
.0328 

.0309 
.0367 

.0369 
.0366 

.0411 
.0402 

.0415 
.0398 

.0450 
.0432 

.0450 
.0440 

.0490 
.0478 

.0493 
.0477 


.0002 

.0001 





80,200,000 


.0001 
.0002 


1,000 


80,201,000 


.0005 

a 

.0003 
-.0001 

.0001 
.0002 

.0002 
.0003 

.0004 

.0001 

.0006 

-.0001 

.0003 
.0004 


Bar ruptured between 
middle bearings. 





80,201,000 


1,000 


80,202,000 





80,202,000 


1,000 


80,203,000 





80,203,000 


1,000 


80,204,000 


396,480 


80,509,480 
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ENDUBANCE Of ROT ATI NO 8HA1T8. 



No. 416. 
Marks, SO- 1-98A-11. 
Sorbitic steel bar. 

Diameter, 1". Speed of rotation, 500 per minute. 
Length between end supports. 33". 
Loaded over 4" length at middle. 
Deflections measured on chord of 10". 



Maxi- 
mum 
fiber 
stress 
per 
square 
inch. 


Number of rotations. 


Micrometer readings for 
deflections. 


Deflec- 
tions. 


Sets. 


Remarks. 


Successive, 


Total. 


On 
line. 


Un- 
loads 
ecL 


Load- 
ed. 


Un- 
load- 
ed. 


Pound*. 
40,000 

40,000 
45,000 
45,000 
60,000 
60,000 
66,000 
66,000 
60,000 
60,000 
60,000 




37,626,170 
71,085,000 




Inch. 


Inch. 


Inch. 


Jnca. J Inch. 


. Reported In 1907. 

Bar ruptured between 
middle bearings. 


34,450,830 


a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 


.1595 
.1577 

.1594 
.1577 

.1594 
.1575 

.1595 
.1578 

.1594 
.1678 

.1595 
.1580 

.1590 
.1578 

.1600 
.1580 

.1604 
.1580 


.1260 
.1246 

.1220 
.1203 

.1216 
.1202 

.1178 
.1162 

.1178 
.1164 

.1144 
.1122 

.1135 
.1110 

.1101 
.1077 

.1090 
.1062 


.1592 
.1575 

.1592 
.1676 

.1592 
.1673 

.1592 
.1674 


.0332 | .0003 
.0030 1 .0008 





71,965,000 


.0372 
.0373 

.0376 
.0371 

.0414 
.0412 


.0002 
.0001 

.0002 
.0002 

.0003 
.0004 

.0003 
.0004 

.0001 
.0008 

.0001 
.0009 

.0011 
.0013 

.0016 
.0020 


1,000 


71,986,000 





71,986,000 


1,000 


71,987,000 


.1591 .0413 
.1574 -O410 





71,987,000 


.1590 
.1572 

.1589 
.1569 

.1589 
.1667 

.1588 
.1660 


.0446 
.0450 

.0464 
.0459 

.0488 
.0490 

.0496 
.0498 


1,000 


71,988,000 





71,988,000 


1,000 


71,989,000 


92,310 


72,081,310 















ENDURANCE OF ROTATING SHAFTS. 

No. 417. 
Marks, .73 C. 

Gautier steel bar; 0.73 per cent carbon. Hot-rolled bar. 
Diameter, 1". Speed of rotation, 500 per minute. 
Length between end supports, 33". 
Loaded over 4" length at middle. 
Deflections measured on chord of 10". 
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Maxi- 
mum 
fiber 
stress 
per 
square 
Inch. 
! 


Number of rotations. 


Micrometer readings for 
deflections. 


Deflec- 
tions. 


Sets. 


Remarks. 


Successive. Total. 


On 
line. 


Un- 
load- 
ed. 


Load- 
ed. 


Un- 
load- 
ed. 


Pounia. 
40,000 

40,000 
45,000 
46,000 
50,000 
60,000 
55,000 
55,000 
60,000 
60,000 
60,000 





24,013,050 
58,400,000 




Inch. 


Inch. 


Inch. 


Inch. 


Inch. 


Reported In 1907. 

Bar ruptured between 
middle bearings. 


34,386,950 


a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 

a 
b 


.1573 
.1576 

.1573 
.1575 

.1572 
.1577 

.1573 
.1575 

.1572 
.1580 

.1575 
.1580 

.1587 
.1586 

.1585 
.1590 

.1537 
.1614 


.1243 
.1248 

.1207 
.1212 

.1207 
.1209 

.1166 
.1170 

.1162 
.1163 

.1120 
.1125 

.1109 
.1108 

.1067 
.1070 

.1035 
.1048 


.1572 
.1574 

.1572 
.1575 

.1572 
.1574 

.1572 
.1673 

.1568 
.1673 

.1568 
.1571 

.1562 
.1563 

.1560 
.1561 

.1633 
.1550 


.0329 
.0326 

.0365 
.0363 

.0365 
.0365 

.0406 
.0403 

.0406 
.0410 

.0448 
.0*46 

.0453 
.0455 

.0493 
.0491 

.0498 
.0502 


.0001 
.0002 

.0001 
0. 

0. 
.0003 

.0001 
.0002 

.0004 
.0007 

.0007 
.0009 

.0025 
.0023 

.0025 
.0029 

.0004 
.0064 





58,400,000 


1,000 


58,401,000 





68,401,000 


1,000 


68,402,000 





68,402,000 


1,000 


58,403,000 





58,403,000 


1,000 


58,404,000 


73,040 


58,477,040 















UP WELDED STEEL TUBING, 



COMPRESSION TESTS. 



DIMENSIONS OF TUBING : 
Nominal diameter, 5"; nominal thickness, 
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176 LAP WELDED STEEL TUBING. 

BESSEKEB STEEL LAP WELDED TUBDTO. 

FLAT END TESTS. 



CZZ3B 




&6 



izn 



Nominal weight, 18.22 pounds per foot. 
Nominal sectional area, 5.25 square inches. 
Radius of gyration, 1".645. 



SCHEDULE OF LENGTHS. 



1'- 8,V 



12.5 1 

R 

3'- 5i"= 25.0^ 



37.5 \ 
50.0- 



5'- \\\" 

6'-10J " 

8'- 6W' 
10'- 3i " 
13'- 8 J "-100.0^ 
17'- 1J " 
20'- 6f " 
24'- " 



62 ' 5 i 
75< 



125.0*- 
150.0^ 

175.0^ 



CHEMICAL ANALYSES. 



Carbon. 


Manga- 
nese. 


Silicon. 


Sulphur. 


Phos- 
phorus. 


.13 
.12 

.11 


.82 
.82 
.20 


Trace. 
Trace. 
Trace. 


.057 
.040 
.065 


.OSS 
.004 
.067 



LAP WELDED STEEL TUBING. 
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LAP WELDED STEEL TUBING. 



No. 1895. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 1 foot 8 T *j inches. 

Weight, 30 pounds. 

Sectional area, 5.15 square inches. 

Thickness of tubing, '\33 to ".41. 

Gauged length, 10 inches. 



Applied loads. 



Tn gauged length. 



Total. 



Pound*. 
5,150 
25,750 
51,500 
77,250 
103,000 
128,750 
133,900 
139,050 
144,200 
149,350 
154.500 
159,650 
164,800 
169,950 
175, 100 
180,250 



185,400 
190,550 
195,700 
200,850 
206,000 
211,150 
216,300 
221,450 
226,600 
231,750 
236,900 
242,050 
247,200 
252,350 
257,500 
262,650 
267,800 
272,950 
278,100 
283,250 
288,400 
293,550 
298.700 
303,850 
309,000 
314, 150 
319,300 
324,450 
329,600 
334,750 
339,900 

345,050 



Per square 
inch. 



Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
26,000 
27,000 
28,000 
29,000 
30,000 
31.000 
32,000 
33,000 
34,000 
35,000 

5,000 
10,000 
15,000 
20,000 
25.000 
20,000 
15,000 
10,000 

5,000 

36,000 
37,000 
38,000 
39,000 
40.000 
41,000 
42,000 
43,000 
44,000 
45,000 
46,000 
47,000 
48,000 
49,000 
50,000 
51,000 
52.000 
53,000 
54,000 
55,000 
56,000 
57,000 
58.000 
59,000 
60,000 
61,000 
62,000 
63,000 
64,000 
65,000 
66,000 

67,000 



Compres- 
sion. 



Remarks. 



{ 



Inch. 

0. 

.0006 
.0019 
.0035 
.0052 
.0068 
.0072 
.0076 
.0079 
.0083 
.0087 
.0089 
.0095 
.0105 
.0114 
.0252 

.0157 
.0174 
.0190 
.0204 
.0220 
.0205 
.0190 
.0175 
.0158 

.10 
.11 
.11 
.12 
.15 
.17 
.19 
.21 
.23 
.25 
.27 
.29 
.31 



.40 
.42 
.45 
.47 
.49 
.53 
.54 
.56 
.60 
.63 
.66 
.70 
.73 
.77 
.84 
.92 
.95 



Set. 




Initial-load. 



.0002 



.0147 



.0146 



)• 



Elastic limit. 



Ultimate sfrenpth. 



Ends swelled locally, bulging outward 

Test continued until length was reduced to 17.30 iq< 

Split along weld. 




LAP WELDED STEEL TUBING. 
No. 1896. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 1 foot 8 T V inches. 

Weight, 30J pounds. 

Sectional area, 5.24 square inches. 

Thickness of tubing, '*.32 to ".40. 

Gauged length, 10 inches. 
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1 

Applied loads. In gauged length. 


i 
Remarks. 


Total. 


Per square 
Inch. 


°ssr **■ 


Prntruit. 
5,240 
26,200 
52.400 
78.600 
1114. WIO 
131.00) 
1.-7 .Jim 
102,4*0 
le^.fiSO 
113 B80 
17*1,100 

11^040 

1D0O20 
204,360 

935,800 
3152 1 000 
2S8, 200 
314 4i h i 


l r 0m 
5,000 

111 INK. 

15,000 

-ll,.NN> 

2a, €00 
30.000 

a, ooo 

32,000 
33.000 
34.000 
35.000 
3ft, 000 
37.000 
38,000 
30.000 
40,00(1 
4a, 000 

so, tm 

3^000 
|£,0OO 

IS ISO 


YndL 

0. 
.0007 
■ 0O3L 
.0038 
.OOSfl 
.WHS 
.0098 
.0105 
.0112 
.0119 
.0135 
0302 
.00 
12 
.13 
.15 

. 14- 

.27 
.38 

.11 


Inch, 
0. 
Ql 
0. 


Initial load. 

KlusLLr limit. 
Rapid yiHriing. 

Ultimate strength. 


-00U2 
♦ □006 
.11004 




.0102 












340, W» 















d outward near ends of specimen. 

time of maximum stress, about 18.40 inches. 
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LAP WELDED STEEL TUBING. 



No. 1897. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 1 foot 8^ f inches. 

Weight, 30$ pounds. 

Sectional area, 5.24 square inches. 

Thickness of tubing, ''35 to ".39. 

Gauged length, 10 inches. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pound*. 
5.240 
26,200 
52,400 
78,600 
104,800 
131,000 
157,200 
162,440 
167,680 
172,920 
178,160 
182,400 
188.640 
193,880 
199,120 
204,360 
209,600 
235,800 
262,000 
288,200 
314,400 
340,600 
346,800 


Poundt. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
30,000 
31,000 
32,000 
33,000 
34,000 
35,000 
36.000 
37,000 
38,000 
39,000 
40,000 
45,000 
50,000 
55,000 
60,000 
65,000 
66,180 


/nek. 

0. 
.0005 
.0024 
.0041 
.0058 
.0075 
.0092 
.0097 
.0104 
.0111 
.0127 
.0304 
.08 
.10 
.11 
.12 
.15 
.24 
.35 
.47 
.61 
.76 
.83 


Inch. 
0. 
0. 
.0001 


Initial load. 
ElasttcHmtt 

Ultimate strength. 


.0002 


.0002 



































Walls buckled outward near ends of specimen. 

Length over all at time of maximum stress, 18.57 inches. 



LAP WELDED STEEL TUBING. 

No. 1891. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 3 feet 5 inches. 

Weight, 62 pounds. 

Sectional area, 5.34 square inches. 

Gauged length, 20 incnes. 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 
5,340 
26,700 
53,400 
80,100 
106,800 
133,500 
160,200 
165,540 
170,880 
176,220 
181,560 
222,600 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
26,000 
30,000 
31,000 
32,000 
33,000 
34,000 
41,700 


Inch. 

a 

.0025 
.0064 
.0097 
.0132 
.0160 
.0205 
.0214 
.0222 
.0233 
.0320 


Inch. 

a 


Initial load. 
Ultimate strength. 


a 


a 


.0006 















Under 34.000 pounds per square inch the tubing shortened to 
40 ,/ .54 length over all and deflected ".35 at middle of height. During 
a part of the time of shortening the total load dropped to about 
175,000 pounds, after which, the load advanced to the maximum. 

Failed bv triple flexure. 

The deflection was about 2".75 when the maximum load was 
reached. 
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LAP WELDED STEEL TUBING. 
No. 1892. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 3 feet 5 inches. 

Weight, 61 pounds. 

Sectional area, 5.25 square inches. 

Gauged length, 20 inches. 



Applied loads. 


In gauged length. 


' 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Remarks. 


Pound*. 
5,250 
26,250 
52,500 
78,750 
105,000 
131,250 
157,500 
157,600 

213,200 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
30,000 
30,000 

40,610 


Inch. 

a 

.0028 
.0064 

.0006 
.0131 
.0166 
.0223 
.1485 


Inch. 

a 


Initial load. ! 


a 


1 


a 


1 


.0028 


Elastic limit. ' 
Second application of load. Compression meas- 
ured alter load was sustained 1} minutes. 
Ultimate strength. 









At time of reaching the maximum load the tubing had deflected 
1".60 and shortened to a length over all of 38".90. Metal bulged in 
vicinity of ends of tubing. Test discontinued immediately after 
reaching maximum stress. 

Failed by triple flexure. 



LAP WELDED STEEL TUBING. 

No. 1893. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 3 feet 5 inches. 

Weight, 60 pounds. 

Sectional area, 5.17 sauare inches. 

Gauged length, 20 incnes. 
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Applied loads. 


In gauged length. 


• 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Remarks. 


Pound*. 
5,170 
25,850 
51,700 
77,550 
103,400 
129,260 
134,420 
139,590 
144,760 
149,930 
155,100 

160,270 

206,000 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
26,000 
27,000 
28,000 
29,000 
30,000 


Inch. 

o. 

.0026 
.0065 
.0098 
.0135 
.0178 
.0186 
.0195 
.0204 
.0214 
.0235 
f .0320 


Inch. 

a 


Initial load. 

Elastio limit 
Ultimate strength. 


a 


.0003 










.0034 


a »°°° 'i :moo 




39,860 












At the time of reaching the maximum load the tubing had deflected 
2".20 and shortened to a length of 39" over all. 
Failed by triple flexure. 
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LAP WELDED STEEL TUBING. 
No. 1898. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 3 feet 5| inches. 

Weight, 59 £ pounds. 

Sectional area, 5.10 square inches. 

Thickness of tubing, '\32 to ".36. 

Gauged length, 30 inches. 



Applied loads. 


In gauged length. 




Total. 


Per square 
inch. 


Compres- 
sion. 

Inch. 

0. 
.0026 
.0011 
.0117 
.0170 
.0228 
.0299 
.0319 
.0367 
.18 
.32 
.36 
.40 
.45 
.50 
.55 
.58 
.62 
.67 
.80 


Set. 


Remarks. 

i 


Pounds. 
5,100 
25,500 
51,000 
76,500* 
102,000 
127,500 
153,000 
158,100 
163,200 
168,300 
173,400 
178,500 
183,600 
188,700 
193,800 
198,900 
204,000 
209,100 
214.200 
224,400 
234,600 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
30,000 
31,000 
32,000 
33,000 
34,000 
35,000 
36,000 
37,000 
38,000 
39,000 
40,000 
41,000 
42,000 
44,000 
46,000 


Inch. 

0. 
.0002 
.0002 


Initial load. 
Elastic limit. 

Ultimate strength. 


.0003 
.0004 
.0011 

































Failed by triple flexure bending upward. 
Walls bulged outward near ends of tubing. 

Ends left full bearing against testing machine while under the 
maximum load. 

Weld on concave side of bend. 



LAP WELDED STEEL TUBING. 

No. 1899. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 3 feet 5J inches. 

Weight, 60J pounds. 

Sectional area, 5.18 square inches. 

Thickness of tubing, '\32 to ".38. 

Gauged length, 30 inches. 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 

5,180 

25,900 

51,800 

77,700 

103,600 

129,500 

155,400 

160,580 

165,760 

170,940 

176, 120 

181,300 

186,480 

196,840 

207,200 

217,560 

224,100 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
30,000 
31,000 
32,000 
33,000 
34,000 
35,000 
36,000 
38,000 
40,000 
42,000 
43,260 


Inch. 

o. 

.0036 

.0085 

.0134 

.0185 

.0237 

.0302 

.0322 

.0355 

.23 

.28 

.33 

.37 

.45 

.56 

.70 


Inch. 
a 

.0001 
.0001 
.0002 
.0002 
.0002 
.0012 


Initial load. 

Elastic limit. 

Column began triple flexure. 

Ultimate strength. 

























Failed by triple flexure. 
Welded side on the quarter. 
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LAP WELDED STEEL TUBING. 
No. 1900. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 3 feet 5J inches. 

Weight, 62^ pounds. 

Sectional area, 5.36 square inches. 

Thickness of tubing, ''.36 to " * c 

Gauged length, 30 mches. 



'.38. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 
Inch. 

a 

0. 

a 


Poundt. 

5,300 
26,800 
53.600 
80,400 
107,200 
134,000 
155.400 

160,800 

160,160 
171,520 
176,880 
182,240 
102.960 
203,680 
214.400 
219.400 
222,000 


Pound*. 
1,000 
5,000 
10,000 
15,000 
20,000 
25.000 
29,000 

30,000 

31,000 
32,000 
33,000 
34.000 
36,000 
38.000 
40,000 
40.930 
41,420 


a 

.0027 
.0074 
.0120 


Initial load. 
Elastic limit 

Ends left full bearing against testing machine. 
Ultimate strength. 


.0170 
.0228 
.0311 
/ .0528 
\ .1380 
.28 
.35 
.41 
.46 
.62 
.78 
1.05 


*"6: 

.0005 


| 


J 
















i 


1 



Failed by triple flexure. 



LAP WELDED STEEL TUBING. 
No. 1901. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 5 feet 1\\ inches. 

Weight, 88£ pounds. 

Sectional area, 5.06 square inches. 

Thickness of tubing, '\32 to ".37. 

Gauged length, 30 inches. 
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Applied loads. 


In gauged length. 




Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Remarks. 


Pound*. 
5,060 
25,300 
50,600 
75,900 
101,200 
126,500 
131,560 
136,620 
141,680 
146.740 
151,800 
156,860 
161.920 
166,980 
172,040 


Pound*. 
1,000 
5,000 
10.000 
15,000 
20,000 
25,000 
20,000 
27,000 
28,000 
29,000 
30.000 
31.000 
32,000 
33.000 
34,000 


Inch. 

0. 

.0035 
.0084 
.0133 
.0187 
.0234 
.0248 
.0259 
.0270 
.0283 
.0298 
.0311 
.0327 
.0349 
.135 


Inch. 

0. 

0. 

o. 


Initial load. 


.0001 
.0003 
















.66i2 






Elastic limit 








Ultimate strength. 










Failed by triple flexure. 
Deflected downward. 
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LAP WELDED STEEL TUBING. 
No. 1902. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 5 feet, 1H inches. 

Weight, 91 J pounds. 

Sectional area, 5.23 square inches. 

Thickness of tubing, ''.36 to " ** 

Gauged length, 30 mches. 



'.37. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pounds. 
5,230 
26,150 
62,300 
78,450 
104,(100 
130,750 
135,980 
141,210 
146,440 
151,670 
156,900 
162,130 

167,360 


Pounds. 
1,000 
5,000 
10,000 
16,000 
20,000 
25,000 
26,000 
27,000 
28,000 
29,000 
30,000 
31,000 

32,000 


Inch. 

a 

.0036 
.0086 
.0134 
.0183 
.0236 
.0248 
.0258 
.0269 


Inch. 

a 

0. 
.0001 


Initial load. 

Elastic limit 
Ultimate strength. 


.0002 
.0002 






.0280 

.0291 

.0328 

1 .0360 

\ .0670 




.0005 


\ 


1 



Failed by triple flexure, upward and horizontally. 



LAP WELDED STEEL TUBING. 

No. 1903. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 5 feet, 1H inches. 

Weight, 93 J pounds. 

Sectional area, 5.34 square inches. 

Thickness of tubing, '\35 to ".37. 

Gauged length, 30 mches. 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pound*. 
5,340 
26,700 
63,400 
80,100 
106,800 
133,500 
138,840 
144,180 
149,520 
154,860 
160,200 
160,500 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
26,000 
27,000 
28,000 
29,000 
30,000 
31,740 


Inch. 

0. 

.0034 
.0084 
.0131 
.0184 
.0244 
.0264 
.0278 
.0902 
.0335 
.0405 


Inch. 
0. 
0. 
0. 


Initial load. 

Elastic limit 
Ultimate strength. 


.0003 
.0011 

















Failed by triple flexure, deflecting upward at middle of length. 
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LAP WELDED STEEL TUBING. 
No. 1888. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 6 feet, 10} inches. 

Weight, 122 pounds. 

Sectional area, 5.24 square inches. 

Initial deflection; horizontal, 'Ml, vertical, ".03. 

Gauged length, 50 inches. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Pounds 
per 

square 
inch. 


Com- o-a 
pression. 


Hori- 
sontal. 


Vertical. 


Pound*. 

5,240 

26,200 

52,400 


Poundi. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25.000 


Inch. Inch. 
o. 0. 
.0066 


a 
a 

0. 
0. 

a 
a 
a 

.01 
.10 

i.u 


Inch. 

a 
a 

0. 

a 

.01 
.01 

a 

.01 
-.03 

-.48 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left mil bearing against plat- 
forms of testing machine. 


.0151 .0002 


78,600 
104,800 


.0237 


.0322 .0004 


m,oo6 


. 0408 


151,000 28.820 




130,000 


24,810 


1 





Failed by triple flexure. 



LAP WELDED STEEL TUBING. 

No. 1889. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 6 feet, 101 inches. 

Weight, 121 pounds. 

Sectional area, 5.19 square inches. 

Initial deflection; horizontal, ".08. vertical, ".04. 

Gauged length, 50 inches. 
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Applied loads. 


In gauged length. 


Deflections at 
middle 


Remarks. 


Total. 


Per 
square 
loch. 


Com- 
pression. 


Bet 


Horl- 
lontal. 


Vertical. 


Pound*, 

5,190 

25,950 

51,900 


Pound*, 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 

1,000 
29,000 
30,000 

1,000 
31,000 

32,000 
28,130 


Inch. 

o. 

.0067 
.0156 


Inch. 

a 


Inche*. 

a 
a 

.01 

a 

.01 
.01 

a 

.01 
.01 
.01 
.01 
.01 

a 

.01 
.02 
.01 
.02 

r .04 

\ .13 
1.75 


0. 
0. 

o. 
a 
a 
a 
a 
a 
a 
a 

.01 
.01 
.01 
.01 
.01 

a 

.01 
.01 
.04 

.29 


Initial load. 

Micrometer disturbed. 

I Ultimate strength. 

Load and deflections when ends 
left full bearing against plat- 
forms of the testing machine. 




a 


77,850 
103,800 


.0241 
.0329 




.0003 


129,750 

*""i34,*946*" 
140,130 
145,320 


.0426 


.0014 


.0449 
.0473 
.0498 








150,510 
155,700 


.0520 
.0557 






.0059 


100,890 
166,080 

146,000 


.0606 
.0685 











Failed by triple flexure. 
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LAP WELDED STEEL TUBING. 



No. 1890. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 6 feet, 10 J inches. 

Weight, 121.5 pounds. 

Sectional area, 5.21 square inches. 

Initial deflection; horizontal, ".06, vertical, 

Gauged length, 50 inches. 



.02. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Par 
square 
inch. 


Com- 
pression. 


Set 


Hori- 

sontal. 


Vertical. 


Pounds. 
6,210 
26,060 
62,100 


Pounds. 
* 100 
00 
00 

oo 

14000 

ivmOO 
1,400 

23.000 

],400 

OO 

i no 

A 1, '100 

32,000 
27,460 


Inch. 

o. 

.0067 
.0169 


Inch. 

a 


Inches. 

o. 
a 
a 
a 
a 
a 
a 
a 
a 

.01 

.01 

.01 

| .01 

\ .00 

I- .12 

-1.44 


Inch. 
0. 

a 
a 
a 
a 
a 
a 
a 
a 
a 
a 

.01 
.01 
.02 
.08 

.63 


Initial load. 

[Ultimate strength. 

Load and deflections when ends 
left hill bearing against plat- 
forms of testing machine. 




a 


78,160 
104,200 


.0242 
.0336 




.0012 


130,260 


.0444 


.0034 


166,300 


.0678 


.0090 


161,610 
166,720 

143,000 


.0629 

/ .0777 
\ .0897 













Failed by triple flexure. 



LAP WELDED STEEL TUBING. 

No. 1904. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 6 feet 10J inches. 

Weight, 124J pounds. 

Sectional area, 5.33 square inches. 

Thickness of tubing, '\35 to ".37. 

Gauged length, 50 mches. 
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Applied loads. 


In gauged length. 


« 
Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set 


Pounds. 
6,330 
26,650 
53,300 
79,950 
106,600 
133,250 
138,580 
143,910 
149,240 
154,570 
159,900 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
26,000 
27,000 
28,000 
29,000 
30,000 


Inch. 

a 

.0060 
.0143 
.0228 
.0313 
.0400 
.0423 
.0444 
.0471 
.0525 
.1320 


Inch. 

a 

0. 
.0001 


Initial load. 

Elastic limit. 
Ultimate strength. 


.0004 
.0013 













Failed by triple flexure, deflecting downward at middle of length. 
H. Doc. 1322—60-2 13 



194 



LAP WELDED STEEL TUBING. 
No. 1905. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 6 feet 101 inches. 

Weight, 118 pounds. 

Sectional area, 5.06 square inches. 

Thickness of tubing, ''.32 to ".36. 

Gauged length, 50 mches. 



f Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pounds. 
5,060 
25,300 
50,600 
75,900 
101,200 
126,500 
131,560 
136,620 
141,680 
146,740 
151,800 
156,860 

161,920 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
26,000 
27,000 
28,000 
29,000 
30,000 
31,000 

32,000 


Inch. 

0. 

.0066 
.0149 
.0235 
.0321 
.0406 
.0425 


Inek. 
0. 
0. 
.0001 


Initial load. 

Elastic limit. 
VUltimate strength. 


.0003 
.0008 


.0443 




.0463 
.0483 
.0506 
.0528 
/ .0582 
\ .1420 






.0020 









Failed by triple flexure, deflecting sidewise at middle of length. 



LAP WELDED STEEL TUBING. 
No. 1906. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 6 feet 10 J inches. 

Weight, 122J pounds. 

Sectional area, 5.25 square inches. 

Thickness of tubing, '\33 to ".36. 

Gauged length, 50 inches. 



195 



Applied loads. 


In gauged length. 




Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Remarks. 


Pounds. 
5,250 
26,250 
52,500 
78,750 
106,000 
131,250 
136,500 
141,750 
147,000 
152,250 
157,500 
162,750 
168,000 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
26,000 
27,000 
28,000 
29,000 
30,000 
31,000 
32,000 


Inch. 

0. 

.0065 
.0146 
.0232 
.0315 
.0308 
.0417 
.0434 
.0455 
.0478 
.0513 
.0552 


Inch. 
0. 

a 

.0003 


Initial load. 

Elastic limit. 

Rapid scaling near ends. 

Ultimate strength. 


.0006 
.0010 








.0035 









Failed by triple flexure, deflecting upward at middle of length. 
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LAP WELDED STEEL TUBING. 
No. 1907. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 8 feet 6tf inches. 

Weight, 151 J pounds. 

Sectional area, 5.20 square inches. 

Thickness of tubing, ''.32 to ".36. 

Gauged length, 50 mches. 

Counterweighted at middle. 



Applied loads. 



Total. 



Far 

square 

inch. 



In gauged length. 



Com- 
pression. 



Set 



Deflections at 
middle. 



Hort- 
fontaL 



Vertical. 



Remarks. 



Pounds. 
5,300 
26,000 



62,000 



78,000 
104,000 



130,000 



136,200 
140,400 
145,600 
160,800 
166,000 



161,200 
166,400 

171,600 

176,800 
182,000 
186,300 

142,000 



Pounds. 

1,000 

5,000 

1,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 
20,000 
30,000 

1,000 
31,000 
82,000 

33,000 

34,000 

35,000 
35,630 

27,310 



Inch. 

a 

.0060 


Inch. 

a 




- .0003 


.0147 






— .0003 


.0231 




.0318 






- .0008 


.0404 






+ .0002 


.0425 




.0441 




.0469 




.0480 




.0601 






.0012 


.0622 




.0543 




J .0673 




\ .0688 




/ .0610 




I .0630 




" .0674 




.0840 









Jncae*. 

a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 

.01 
.02 
03 
03 
04 
04 
14 

1.70 



/*cat«. 

a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
o. 
a 
a 
a 
a 
a 
o. 
a 

.01 
.01 
.07 

1.27 



Initial load. 



Elastic limit. 

After 2 minutes. 

After 2 minutes. 

Ultimate strength. 

Load and deflections when ends 
toft mil bearing against the 
platforms of testing manhine. 



Failed by triple flexure, deflecting downward and sidewise. 



LAP WELDED STEEL TUBING. 
No. 1908. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 8 feet Q\$ inches. 

Weight, 148 pounds. 

Sectional area, 5.08 square inches. 

Thickness of tubing, ''.32 to ".42. 

Gauged length, 50 mches. 

Counterweighted at middle. 
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Applied loads. 


In gauged lengths. 


Deflections at 
middle. 


Remarks. 


TotaL 


Per 
square 
inch. 


Com- 
pression. 


Set 


Hori- 
sontaL 


Vertical. 


Pound*. 

5,080 

25,400 


Pound*. 

1,000 

5,000 

1,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 
20,000 
30,000 

1,000 

31,000 
25,500 


Inch. 

0. 
.0060 


Inch. 
0. 


Indus. 

a 
a 
a 
a 
a 
a 
o. 
o. 
o. 
o. 
o. 
a 
o. 
o. 
o. 
o. 

.01 
.28 

1.60 


Inch. 
0. 
0. 
0. 
0. 

o. 

.01 
.01 

o. 

.01 

a 

.01 
.01 
.01 

a 

0. 

o. 

- .01 

- .10 

- .48 


Initial load. 

^Ultimate strength. 

Load and deflections when ends 
left full bearing against the 
platforms of testing machine. 


0. 


50,800 


.0140 


o. 


79,200 
101,600 


.0225 
.0308 




.0001 


127,000 


.0306 


.0012 


132,080 
137,160 
142,240 
147,320 
152,400 


.0417 
.0438 
.0463 
.0491 
.0523 

/".0583" 
\ .0070 










.0065 


157,480 
130,000 











Failed by triple flexure, deflecting sidewise and downward. 
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LAP WELDED STEEL TUBING. 
No. 1909. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 8 feet 6{$ inches. 

Weight, 153 pounds. 

Sectional area, 5.26 square inches. 

Thickness of tubing, ^.34 to ".39. 

Gauged length, 50 mches. 

Counterweighted at middle. 



Applied loads. 



Total. 



Pound*. 
6,260 
26,300 



52,000 



78,000 
106,200 



131,500 



136,760 
142,020 
147,280 

152,540 

157,800 



157,800 



134,000 



Per 

square 

Inch. 



Pound*. 

1,000 

6,000 

1,000 

10,000 

1,000 

15,000 

20,000 

1,000 

25,000 

1,000 

26,000 

27,000 

28,000 

29,000 

30,000 
1,000 



30,000 



25,480 



In gauged length. 



Com- 
pression. 



Inch. 



Set 



Inch, 



a 

.0063 


a 




a 


.0144 




a 


.0232 


.0317 






a 


.0403 




.0006 


.0420 


.0444 




.0466 




J .0489 
\ .0501 






.0530 






.0039 


.0544 

.0616 
.0761 
.1150 















Deflections at 
middle. 



Hori- 
zontal. 



Inch, 

a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 

.08 
.01 
.08 

.01 

a 

- .03 



Remarks. 



Vertical. 



Inches. 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 
a 

.01 
.04 

.17 

L97 



Initial load. 



Elastic limit. 
After 3 minutes. 
Ultimate strength. 

Immediate readings when reload- 
ed. 
After 3 minutes. 
After 10 minutes. 
After 15 minutes. 

Load and deflections when ends 
left full bearing against plat- 
forms of the testing machine. 



Failed by triple flexure, 
middle. 



Deflected downward and sidewise at 



LAP WELDED STEEL TUBING. 

No. 1894. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 10 feet £ inch. 

Weight, 176 pounds. 

Sectional area, 5.16 square inches. 

Thickness of tubing, ,, .34 to ".36. 

Initial deflection; horizontal, ".1 3; vertical, ".03. 

Gauged length, 50 inches. 

Counterweighted at middle. 
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Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


TotaL 


Per 

square 

loch. 


Com- 
pression. 


Set. 


Hori- 
zontal. 


Vertical. 


Pounds. 

5,160 
25,800 


Pounds. 
1,000 
5.000 


Inch. 

o. 

.0064 
.0148 


Inch. 

a 


Inches. 

o. 
a 


Inch. 

o. 
a 


Initial load. 


51,600 10.000 




.01 

a 


o. 
a 

l > 

.01 

a 1 

.02 ! 

a 1 

.02 

.02 1 

. 00 Ultimate strength. 

.00 




1,000 
15.000 


6. 


77,400 


.0229 
.0339 




a 
a 
o. 
a 
o. 

.02 
.01 
.03 
.04 
.07 

.47 


103,200 20.000 






1,000 
25.000 


.0005 


129,000 


.0411 


1,000 

154,800 30.000 


.0016 


.0524 




1,000 
31.000 




.0051 


150,960 


.0549 
.0585 
.0695 


165,120 32,000 
170,280 33.000 









150,000 
140,000 


29,070 
27.130 




1 


.99 
1.60 


- .10 


131,000 1 25.390 




- . 15 F.nds left full hearinr. 
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LAP WELDED STEEL TUBING. 

No. 1885. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 10 feet 3} inches. 

Weight, 183 pounds. 

Sectional area, 5.23 square inches. 

Initial deflection; horizontal, ".02; vertical, 

Gauged length, 50 inches. 

Counterweighted at middle. 



'.04. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Ter 
square 
inch. 


Com- 
pression. 


Set. 


Hori- 
zontal. 


Vertical. 


Pounds. 

5,230 

2<>, 150 

52,300 


Pounds. 

1,000 

5,000 

10,000 

1,000 


Inch. 
0. 
.0067 
.0154 


Inch. 
0. 


Inches. 

0. 

0. 

0. 

0. 

0. 
.01 

0. 
.01 

0. 
.02 
.01 
.03 
.06 
.08 

1.51 


Inches. 

0. 
.01 
.02 

0. 
.02 
.02 

0. 
.02 

0. 
.02 

0. 
.03 
.06 
.09 

1.58 


Initial load. 




0. 


78,450 
104,600 


15,000 


.0239 


20,000 ' -0325 




1,000 

25,000 

1,000 




.0004 


130,750 


.0414 


.0014 


156,900 


30,000 

1,000 

31,000 


.0525 




.0041 




162, 130 


.0550 


Ultimate strength. 

Loads and deflections when ends 
left full bearing against plat- 
forms of testing machine. 


167,3(50 
172,590 « 

127,000 


32,000 -0571 




33,000 
24,280 


.0586 











Failed by triple flexure. 



LAP WELDED STEEL TUBING. 
No. 1886. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 10 feet 3} inches. 

Weight, 181 J pounds. 

Sectional area, 5.19 square inches. 

Initial deflection; horizontal, ".04; vertical, ".04. 

Gauged length, 50 inches. 

Counterweighted at middle. 
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Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total 


Per 
square 
Inch. 


Com- 
pression. 


Set 


Hori- 
sontaL 


Vertical. 


Pounds. 
5,190 
25,950 
51,900 


Pounds. 

1,000 

5,000 

10,000 

1,000.. 


Inch. 

0. 
.0070 
.0160 


0. 


Inches. 

0. 

0. 

0. 

0. 

0. 

0. 

0. 
.01 
.01 

0. 
.02 
.03 
.11 

2.28 


Inch, 

0. 
.01 
.01 

0. 
.02 
.02 

0. 
.02 
.02 

0. 
.02 
.02 
.04 

.73 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearing against plat- 
forms of the testing machine. 




.0002 


77,850 
103,800 


15,000 
20,000 

1,000 
25,000 
30,000 

1,000 
31,000 
32,000 
33,000 

23,890 


.0247 
.0331 




.0003 


129,750 
155,700 


.0415 
.0515 




.0020 


160,890 
166,080 
171,270 

124,000 


.0544 
.0574 
.0630 













Failed by triple flexure. 
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LAP WELDED STEEL TUBING. 

No. 1887. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 10 feet 3J inches. 

Weight, 182 pounds. 

Sectional area, 5.20 square inches. 

Initial deflection; horizontal, 0, vertical, " 

Gauged length, 50 inches. 

Counterweighted at middle. 



.08. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 




Total. 


Per 

square 
Inch. 


Com- 
pression. 


Set 
Inch. 

o. 


Hori- 
zontal. 


Vertical. 


Remarks. 


Pound$. 

5,200 

26,000 

52,000 


Pounds. 

1,000 

5.000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 
30,000 

1,000 

31,000 
23,650 


Inch. 
0. 

.0066 
.0162 


Inch. 

0. 

0. 
.01 

0. 
.01 
.01 

0. 
.01 
.01 

0. 

r .01 

\ -05 
.56 


a 

.01 
.02 

o. 

.02 
.02 

o. 

.02 

- .03 

- .02 

- .05 

- .40 

-1.82 


Initial load. 






a 




78,000 
104,000 


.0252 
.0345 








.0007 




130,000 
156,000 


.0451 
.0615 








.0010 




161,200 
123,000 


.0801 


} Ultimate strength. 








left full bearing against plat- 
forms of testing machine. 



Failed by triple flexure. 



LAP WELDED STEEL TUBING. 

No. 1882. 

Lap-welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 13 feet 8J inches. 

Weight, 245 pounds. 

Sectional area, 5.26 square inches. 

Initial deflection; horizontal, ".08, vertical, 

Gauged length, 100 inches. 

Counterweighted at middle. 
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'.0*. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 




Total. 


Per 

square 
inch. 


Com- 
pression. 


Set 


Horl- 
sontaL 


Vertical. 


Remarks. 


Poundi. 

6,260 

26,300 

62,600 


Poundi. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
26,000 

1,000 
26,000 
27,000 
28,000 
29,000 
30,000 

1,000 
31,000 

20,910 


Inch. 

o. 

.0133 
.0308 


Inch. 

a 


0. 
0. 
0. 
0. 

o. 
o. 

0. 
.01 
.01 
.02 
.02 
.02 
.02 
.03 
.03 


Inckti. 

0. 
.01 
.02 

0. 
.03 
.03 

0. 
.03 
.01 
.03 
.03 
.03 
.03 
.04 
.02 
.08 

1.15 


Initial load. 




1 


a 


Ultimate strength. 

Load and deflections when ends 
left full bearing against the 
platforms of testing machine. 


78,000 
105,200 


.0477 
.0661 

""."6846"" 




.0009 


131,600 

*"i»,766*" 
142,020 
147,280 
162,640 
157,800 


.0036 


.0687 
.0932 
.0975 
.1029 
.1085 










oiii 


163,060 
110,000 


.1180 




.08 




1.79 







Failed by triple flexure. 
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LAP WELDED STEEL TUBING. 

No. 1883. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 13 feet 8£ inches. 

Weight, 243 pounds. 

Sectional area, 5.21 square inches. 

Initial deflection; horizontal, 0, vertical, ".06. 

Gauged length, 100 inches. 

Counterweighted at middle. 



Applied loads. 


In gauged length. 


Deflections at 
middle 


Remarks. 


Total. 


Per 
square 
Inch. 


Com- 
pression. 


Set 


Hori- 
sontaL 


Vertical. 


Pounds. 

5,210 

26,050 

52,100 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 

18,810 


Inch. 
0. 

.0142 
.0318 


Inch. 
0. 


a 

0. 

a 
a 
a 

0. 

a 

.02 
0. 
.03 
.04 
.12 

2.32 


/ilea. 

a 

.01 
.02 

o. 

.02 
.02 
0. 
.03 
.01 
.04 
.04 
.01 

— .51 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearing against plat- 
forms of the testing machine. 




.0012 


78,150 
104,200 

*"*i36,256" 


.0400 
.0660 




.0017 


.0850 


.0040 


135,400 
140,670 
145,880 

98,000 


.0890 
.0945 
.1090 













Failed by triple flexure. 



LAP WELDED STEEL TUBING. 

No. 1884. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 13 feet 8£ inches. 

Weight, 241 pounds. 

Sectional area, 5.17 square inches. 

Initial deflection; horizontal, 0, vertical 0. 

Gauged length, 100 inches. 

Counterweighted at middle. 
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Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
inch. 


Com- 
pression. 


Set 


1 


Pounds. 

5,170 

25,850 

51,700 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 
29,000 
30,000 

1,000 
31,000 

21,660 


Inch. 

a 

.0145 
.0328 


a 


a 
a 

.01 

a 

.01 
.01 

a 

.01 

a 

.01 
.01 
.01 

a 
a 

- .01 

- .06 

-1.31 


a 

.01 
.01 

a 

.01 
.01 

a 

.01 

a 

.01 
.01 
.01 

a 

- .02 

- .02 

- .n 

-1.60 


Initial load. 




Ultimate strength. 

Load and deflections when ends 
left rail bearing against plat- 
forms of the testing machine. 


.0010 


77,550 
103,400 


.0499 
.0673 




.0013 


129,250 


.0849 


.0024 


134,420 
139,500 
144,760 
149,930 
155,100 


.0887 
.0929 
.0975 
.1031 
.1107 










.0115 


160,270 
112,000 


.1265 









Failed by triple flexure. 
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LAP WELDED STEEL TUBING. 

No. 1879. 



Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 17 feet 1J inches. 

Weight, 303 pounds. 

Sectional area, 5.21 square inches. 

Initial deflection; horizontal, ".12; vertical, 

Gauged length, 100 inches. 

Counterweighted at middle. 



.04. 



Applied loads. 



Total. 



Pound*. 
5,210 
26,050 
52,100 



78,150 
104,200 



130,250 



135,460 
140,670 
145,880 
151,000 

95,000 



Per 

square 
inch. 



Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 
29,000 

18,230 



In gauged length. 



Com- 
pression. 



Inch. 
a 

.0137 



Set 



Inch. 

a 



.0312 






.0008 


.0483 




.0GC0 






.0020 


.0840 






.0038 


.0878 




.0917 




.0958 




.0989 









Deflections at 
middle. 



Hori- 
zontal. 



Inehtt. 

a 
a 
a 
a 

.02 
.03 
.01 
.05 
.03 
.06 
.07 
.08 
.12 

L80 



Vertical. 



Inche*. 
a 

.03 
.05 

a 

.05 
.06 
.02 
.08 
.06 
.09 
.09 
.12 
.22 

2.17 



Remarks. 



Initial load. 



Ultimate strength. 

Load and deflections when ends 
left full bearing against plat- 
forms of the testing machine. 



Failed by triple flexure. 



LAP WELDED STEEL TUBING. 
No. 1880. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 17 feet 1} inches. 

Weight, 295 pounds. 

Sectional area, 5.07 square inches. 

Initial deflection; horizontal, wavy; vertical, ".15. 

Gauged length, 100 inches. 

Counterweighted at middle. 
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Applied loads. 


Id gauged length. 


Deflections at 
middle. r 




Total. 


Per 
square 
inch. 


Com- 
pression. 


Set 


Hori- 
sontaL 


Vertical 


Remarks. 


round*. 
5,070 
25,350 
50,700 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
26,030 

16,960 


Inch. 

a 

.0140 
.0311 


Inch. 

a 


Indus. 

a 
a 

.01 

a 

.02 
.03 

a 

.06 
.01 

.11 

.32 
227 


Inches. 

a 

.01 
.03 

a 

.04 
.05 
.01 
.08 
.02 
.12 
.39 

1.67 


Initial load. 






.0006 




76,050 
101,400 


.0482 
.0646 








.0017 




126,750 


.0831 




.0048 




131,820 
132,000 

86,000 


.0875 






Ultimata strength. 






Load and deflections when ends 






left full bearing against plat- 
forms of testing machine. 



Failed by triple flexure. 
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LAP WELDED STEEL TUBING. 
No. 1881. 



Lap-welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 17 feet 1J inches. 

Weight, 303 pounds. 

Sectional area, 5.21 square inches. 

Initial deflection; horizontal, ".09; vertical, 

Gauged length, 100 inches. 

Counterweighted at middle. 



'.OS. 



Applied loads. 


In gauged length. 


Deflections st 
middle. 


Remarks. 


Total. 


Per 
square 
loch. 


Com- 
pression. 


Set 


Hori- 
zontal. 


Vertical. 


Pounds. 
5,210 
26,050 
52,100 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 
29,000 

18,040 


Inch. 

a 

.0148 
.0331 


Inch. 

a 


Inches. 
0. 

a 

.01 

a 

.01 
.02 
0. 
.03 
.01 
.04 
.05 
.07 
.23 

2.04 


Inches. 
0. 

o. 

0. 

a 

.01 
.02 

a 

.03 
.01 
.04 
.04 
.05 
.10 

1.73 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearing against plat- 
forms of testing machine. 




.0007 


78,150 
104,200 


.0509 
.0685 




.0014 


130,250 


.0874 


.0034 


135,400 
140,670 
145,880 
151,090 

94,000 


.0925 
.0966 
.1023 
.1151 















Failed by triple flexure, deflections following the directions of the 
initial bends. 



LAP WELDED STEEL TUBING. 

No. 1876. 

Lap welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 20 feet 6| inches. 

Weight, 357 pounds. 

Sectional area, 5.11 square inches. 

Initial deflection; horizontal, 'MOzfc; vertical, 0. 

Gauged length, 100 inches. 

Counterweighted at middle. 
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Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total 


Per 
square 
inch. 


Com- 
pression. 


Set 


Hori- 
zontal. 


Vertical. 


Pounds. 
5,110 
25,650 
61,100 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
21,000 
22,000 
23,000 
24,000 
25,000 

1,000 
26,000 


Inch. 
0. 

.0150 
.0330 


Inch. 
0. 


Inch. 
0. 

a 

.01 

a 

.04 
.06 
.01 
.09 
.10 
.11 
.13 
.16 
.02 
.23 


Inch. 
0. 
.01 
.01 

a 

.02 
.02 

a 

.02 
.03 
.03 
.04 
.04 

a 

.05 


Initial road. 
Ultimate strength. 




.0008 


76,650 
102,200 


.0502 
.0674 




.001L 


107,310 
112,420 
117,630 
122,640 
127,760 

*i32*866* 


.0707 
.0738 
.0772 
.0807 
.0840 










.0015 


.0890 





Failed by triple flexure. 
H. Doc. 1322— «0-2 14 
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LAP WELDED STEEL TUBING. 



No. 1877. 

Lap-welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 20 feet 6} inches. 

Weight, 361 J pounds. 

Sectional area, 5.17 square inches. 

Initial deflection; horizontal, wavy; vertical, 

Gauged length, 100 inches. 

Counterweighted at middle. 



.11. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


TotaL 


Per 

square 
Inch. 


Com- 
pression. 


Set 


Horl- 
sontaL 


Vertical 


Pound*. 

5,170 

25,850 

51,700 


Pounds. 

1.000 

f'.'K.lO 

l(j. 000 

: -iii 

IS <NX] 

20,000 
1.0U1 

2) (KNl 

Z ■ - 

2*.mi 
24 if *« 
2Z. mm 

1,000 

a 

27,000 
18,200 


Inch. 
0. 
.0137 
.0312 


Inch. 
0. 


Indies. 

0. 
0. 
.01 

a 

.05 

.06 

0. 

.06 

.06 

.06 

.09 

.10 

.02 

.14 

1 .22 

\ 120 

2.00 


Inch. 

o. 

0. 
.01 

a 

.03 
.04 
0. 
.05 
.05 
.05 
.05 
.06 

a 

.05 

} •• 

.06 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearing against plat- 
fonn of testing machine. 




.0002 


77,550 
103,400 


.0487 
.0657 




.0014 


106,570 
113,740 
118,910 
124,080 
129,250 


.0693 
.0723 
.0759 
.0798 
.0839 










.0038 


134,420 
139,500 

94,000 


.0685 
.0950 











Failed by triple flexure. 



LAP WELDED STEEL TTJBINCL 

No. 1878. 

Lap-welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 20 feet 6i inches. 

Weight, 360J pounds. 

Sectional area, 5.16 square inches. 

Initial deflection; horizontal, ".09; vertical, ".14. 

Gauged length, 100 inches. 

Counterweighted at middle. 



211 



Applied loads. 


In gauged lengths. 


Deflections at 
middle. 


Remarks. 


Total 


Per 
square 
inch. 


Com- 
pression. 


Set 


Hori- 
sontal. 


Vertical. 


Pounds. 

5,160 

25,800 

51,600 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
21,000 
22,000 
23,000 


Inch. 

o. 

.0134 
.0907 


a 


Inch. 

0. 
.01 
.01 

0. 
.02 
.03 

0. 
.03 
.04 
.06 


Inch. 
0. 
.07 
.00 
.02 
.15 
.23 
.08 
.27 
.31 
.45 


Initial load. 
Ultimate strength. 




.0013 


77,400 
103,200 


.0470 
.0616 




.0020 


106,360 
113,520 
118,680 


.0635 
.0664 











Failed by triple flexure, 
bend. 



Middle deflections followed the initial 
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LAP WELDED STEEL TUBING. 

No. 1873. 



Lap-welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 24 feet inches. 

Weight, 411 pounds. 

Sectional area, 5.04 square inches. 

Thickness of tubing, '\32 to ".35. 

Initial deflection; horizontal, ".10; vertical, ".24. 

Gauged length, 100 inches. 

Counterweighted at middle. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
inch. 


Com- 
pression. 


Set 


Horl- 
sontaL 


Vertical. 


Pounds. 

5,040 

25,200 

50,400 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 


Inch. 
0. 

.0147 
.0324 


Inch. 
0. 


Inch. 

o. 

0. 
.02 

a 

.03 
.05 

a 


Inch. 

0. 
.02 
.07 

0. 
.11 
.20 
.03 


Initial load. 
Ultimate strength. 




.0018 


75,600 
100,800 

*"i26,"666"" 


.0492 
.0655 




.0034 













Rapid deflection occurred with loss in resistance when maximum 
load was reached. Tubing failed by triple flexure, deflecting obliauely 
upward and horizontally. The tubing changed its horizontal direc- 
tion when the maximum load was passed, taking the opposite direc- 
tion to the initial bend. The vertical deflection followed the original 
direction. 



LAP WELDED STEEL TUBING. 

No. 1874. 

Lap-welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 24 feet, inches. 

Weight, 413 pounds. 

Sectional area, 5.06 square inches. 

Thickness of tubing, '[.33 to ".40. 

Initial deflection; horizontal, 'Ml; vertical, ".29. 

Gauged length, 100 inches. 

Counterweighted at middle. 
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Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total 


Per 
square 
inch. 


Com- 
pression. 


Set 


Hori- 
sontal. 


Vertical. 


Pounds. 

6,060 

25,300 

60,000 


Pounds. 

1,000 

6,000 
10,000 

1,000 
15,000 
20,000 

1,000 
21,000 
22,000 
23,000 
24,000 


a 

.0144 
.0312 


Inch. 

a 


Inch. 
0. 
.01 
.04 
.01 
.07 
.11 
.04 
.14 
.16 
.19 
.24 


Inch. 

a 

.01 
.01 

a 

.06 
.11 
.02 
.15 
.15 
.21 
.36 


Initial load. 
Ultimate strength. 




.0005 


76,900 
101,200 

"*i66,*2eo" 

111,320 
116,380 
121,440 


.0477 
.0064 




.0018 


.0670 
.0608 
.0714 
.0790 











Failed by triple flexure, deflecting in the directions of the initial 
bends. 
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LuiP WELDED STEEL TUBING, 
No. 1875. 



Lap-welded tubing, 5" nominal diameter. 

Flat ends. 

Length, 24 feet, inches. 

Weight, 424$ pounds. % 

Sectional area, 5.20 square inches. 

Initial deflection; horizontal, 'MO, vertical, 

Gauged length, 100 inches. 

Counterweighted at middle. 



09. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


ToUL 


Pounds 

square 
Inch. 


Com- 
pression. 


Set 


Hori- 
zontal. 


Vertical. 


Pounds. 

6,200 

26,000 

62,000 


Pounds. 

1,000 
. 5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
21,000 
22,000 
23,000 
24,000 
25,000 

1,000 
26,000 
27,000 
16,360 


Inch. 
0. 

.0168 
.0333 


Inch. 

a 


Indus. 
0. 

a 
a 
a 

.02 
.03 

a 

.06 
.06 
-.06 
.07 
.08 

a 
.n 

.19 
2.92 


Indus. 

a 

.02 
.03 
.01 
.04 
.04 
.02 
.04 
.06 
.03 
.01 
.02 
.02 
.03 
.04 
abtl.50 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearing against the 
platforms of the testing ma- 
chine. 




.0006 


78,000 
104,000 

"*i09,266** 
114,400 
119,600 
124,800 
130,000 

""i38,*2b6" 
140,400 
86,000 


.0609 
.0689 




.0013 


.0726 
.0762 
.0800 
.0840 
.0878 










.0030 


.0925 
.0974 











Failed by triple flexure. The tubing sustained its maximum load 
until the horizontal deflection reached 1". 



LAP WELDED BTEEL TUBING. 
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TABULATION OF COMPRESSION TESTS OF LAP-WELDED STEEL 

TUBING, 

FLAT ENDS. 



Number of test 



1806. 
1806. 
1807. 

1801. 
1802. 
1803. 
1808. 
1800. 
1000. 

1001. 
1003. 
1003. 

1888. 
1880. 
1800. 
1004. 
1005. 
1000. 

1007. 
1008. 
1000. 

1804. 
1886. 
1886. 
1887. 

1883. 
1883. 
1884. 

1870. 

SS: 

1876. 
1877. 
1878. 

1873. 
1874. 
1876. 



Tangths. 



Feet 



10 
10 
10 
10 

13 
13 
13 

17 
17 
17 

20 
20 
20 

24 
24 
24 



Inches. 



115 
12.5 
12.5 

25.0 
25.0 
25.0 
25.0 
25.0 
25.0 

37.5 
37.5 
37.5 

50.0 
ca 
50.0 
50.0 
50.0 
50.0 

62.5 
62.5 
G2.6 

73.3 
75.0 
75.0 
75.0 

100.0 
100.0 
100.0 

125.0 
125.0 
125.0 

150.0 
150.0 
150.0 

175.0 
175.0 
175.0 



Sectional 
area. 



Sq.in. 
5.15 
5.24 
5.24 

5.34 
5.25 
6.17 
5.10 
5.18 
5.36 

5.06 
6.23 
5.34 

5.24 
5.10 
5.21 
5.33 
5.06 
5.25 

5.20 
5.08 
5.26 

5.16 
5.23 
5.10 
5.20 

5.26 
5.21 
5.17 

5.21 
5.07 
5.21 

6.11 
5.17 
5.16 

5.04 
5.06 
5.20 



Ultimate strength. 



Total. 



Pound*. 
345,050 
347,700 
346,800 

222,600 
213,200 
206,000 
234,600 
224,100 
222,000 

172,040 
167,360 
160,500 

151,000 
166,080 
166,720 
150,900 
161,920 
168,000 

185,300 
157,480 
157,800 

170,280 
172,590 
171,270 
161,200 

163,060 
145,880 
160,270 

151,090 
132,000 
151,090 

132,860 
139,590 
118,680 

126,000 
121,440 
140,400 



Per 

square 
Inch. 



Poundt. 
67,000 
66,350 
66,180 

41,700 
40,610 
39,850 
46,000 
43,260 
41,420 

34,000 
32,000 
31,740 

28,820 
32,000 
32,000 
30,000 
32,000 
32,000 

35,630 
31,000 
30,000 

33.000 
33,000 
33,000 
31,000 

31,000 
28,000 
31,000 

29,000 
26,030 
29,000 

26,000 
27,000 
23,000 

25,000 
24,000 
27,000 



216 



LAP WELDED STEEL TUBING. 
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ROLLED H SECTIONS, STEEL. 



COMPRESSION TESTS. 



DIMENSIONS OF ROLLED SECTIONS. 
Width of flanges, nominally, 6". Depth of section, nominally, 0". 
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BOLLED H SECTIONS. 
SOILED E SECTIONS, STEEL. 

FLAT END TESTS. 



A 



» 



fe 



—M 



PS 

?=3 



6 



Nominal weight, 23.8 pounds per foot. 
Nominal sectional area, 7.00 square inches. 
Least radius of gyration, 1".54. 



SCHEDULE OF LENGTHS. 



3'-2J" 


= 


25- 

H 


6'-5" 


- 


5 «I 


9'-7J" 


= 


K 


12'-01" 


= 


loot 


16'-*" 


= 


125| 


19'-3" 


= 


160^ 



BOLLBD H SECTIONS. 
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ROLLED H SECTIONS. 



No. 1855. 



Rolled H section. 

Flat ends. 

Length, 3 feet 2$ inches. 

Weight, 80 pounds. 

Sectional area, 7.33 sauare inches. 

Gauged length, 20 inches. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Par square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 

7,330 

36,660 

73,300 

109,960 

146,600 

183,250 

219,900 

225,800 

316,000 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
30,000 
30,800 
43,110 


Inch. 

0. 

.0024 
.0056 
.0089 
.0122 
.0161 
.0225 


Inch. 

o. 


Initial load. 

Elastic limit about 28,000. 

Rapid yielding. 
Ultimate strength. 


a 


a 


.0037 











Flanges buckled. 



No. 1856. 



Rolled H section. 

Flat ends. 

Length, 3 feet 2} inches. 

Weight, 80 pounds. 

Sectional area, 7.33 sauare inches. 

Gauged length, 20 incnes. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set 


Pounds. 

7,330 

36,660 

73,300 

109,950 

146,600 

183,250 

190,580 

197; 910 

205,240 

212,570 

219,900 

298,400 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
26,000 
26,000 
27,000 
28,000 
29,000 
30,000 

40,710 


Inch. 

a 

.0024 
.0057 
.0091 
.0126 
.0165 
.0174 
.0183 
.0202 
.0233 


Inch. 

a 


Initial load. 

Elastic limit 

• 
Scale generally disturbed. Length over all now 

Ultimate strength. 


a 


.0001 








.0044 











Flanges buckled. 



BOLLED H SECTIONS. 

No. 1857. 
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Rolled H section. 

Flat ends. 

Length, 3 feet 2J inches. 

Weight, 80 pounds. 

Sectional area, 7.33 square inches. 

Gauged length, 20 inches. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 
7,330 
36,650 
73,300 
109,950 
146,600 
183,250 
190,580 
197,910 
205,240 
212,570 
219,900 
327,900 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
26,000 
27,000 
28,000 
29,000 
30,000 
44,730 


Inch. 

o. 

.0020 
.0051 
.0084 
.0119 
.0159 
.0167 
.0176 
.0185 
.0202 
.0256 


Inch. 

a 


Initial load. 

Elastic limit 
Ultimate strength. 


a 


— .0001 










.0063 







Length when maximum load was reached, 36".87. 
Flanges buckled. 

No. 1858. 

Rolled H section. 

Flat ends. 

Length, 6 feet 5 inches. 

Weight, 160J pounds. 

Sectional area, 7.35 square inches. 

Gauged length, 50 inches. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Bet. 


Poundi. 
7,350 
36,750 
73,500 
U0, 250 
147,000 
183,750 
191,100 
198,450 
205,800 
210,000 
213,000 


Pounds. 
1,000 
5,000 
10,000 
15,000 
20,000 
25,000 
26,000 
27,000 
28,000 
28,570 
28,980 


Inch. 
o. 

.0068 
.0150 
.0231 
.0314 
.0400 
.0421 
.0444 
.0486 
.0658 


Inch. 

a 


Initial load. 

Elastic limit 
Ultimate strength. 


a 


.0002 

















Failed by triple flexure, deflecting perpendicular to web of speci- 
men. 
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BOLLED H SECTIONS. 



No. 1859. 
Rolled H section. 
Flat ends. 

Length, 6 feet 5 inches. 
Weight, 160 pounds. 
Sectional area, 7.33 square inches. 
Gauged length, 50 inches. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
Inch. 


Com- 
pression. 


Set. 


Hori- 
zontal. 


Vertical. 


Pounds. 
7,330 
36,650 
73,300 

146,600 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 
26,000 
27,000 
28,000 
28,620 


Inch. 

o. 

.0068 
.0149 


Inch. 

a 


Inch. 


Inch. 


Initial toed. 

Elastic limit 
Ultimate strength. 


a 
a 
a 
a 
a 
a 
a 
a 

.01 
.03 
.06 


a 
a 
a 
a 
a 
a 
a 
a 

.01 
.01 
.02 




.0007 


.0238 
.0327 




.0023 


183,250 
190,580 
197,910 
205,240 
209,800 


.0422 
.0440 
.0459 
.0521 
.0588 













Failed by triple flexure, deflecting perpendicular to web of speci- 
men. 

No. 1860. 
Rolled H section. 
Flat ends. 

Length, 6 feet 5 inches. 
Weight, 160 pounds. 
Sectional area, 7.33 sauare inches. 
Gauged length, 50 incnes. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
inch. 


Com- 
pression. 


Set. 


Hori- 
zontal. 


Vertical. 


Pounds 

7,330 

36,650 

73,300 

""i69,*950" 
146,600 

"""i83,*256" 
190,580 
197,910 
205,240 
212,570 

194,000 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 
26,000 
27,000 
28,000 
29,000 

26,470 


Inch. 
0. 

.0064 
.0150 


Jim*. 

a 


Inches. 

o. 
a 

.01 
.01 
.01 
.01 
.01 
.01 
.01 
.01 

- .02 

- .06 

-L04 


Inch. 

o. 
o. 
o. 
a 
a 
a 
a 
a 
a 
a 
a 

.01 
.02 


Initial load. 

Ultimate strength. 

Load and deflections whan end* 
left full bearing against plat- 
forms of testing machine. 




a 


.0229 
.0314 




.0008 


.0413 
.0437 
.0470 
.0510 
.0613 

















Failed by triple flexure, deflecting perpendicular to web of specimen. 



BOLLED H SECTIONS. 
No. 1861. 
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Rolled H section. 

Flat ends. 

Length, 9 feet 7} inches. 

Weight, 239 pounds. 

Sectional area, 7.30 sauare inches. 

Gauged length, 50 incnes. 

Counterweighted at middle. 



Applied loads. 


In ganged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
inch. 


Coin- 
presslon. 


Set. 


Hori- 
zontal. 


Vertical. 


Pounds. 

7,300 
36,500 
73,000 

*"i66,566" 

148,000 
"182,566" 

"*i86,866" 

197,100 
204,400 
211,700 

179,000 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 
29,000 

24,520 


Inch. 
0. 

.0070 
.0150 


Inch. 
0. 


Inches. 
0. 

o. 

.01 
.01 
.01 
.01 
.01 
.01 

a 

.02 
.03 
.05 
.17 

1.12 


Inch. 
0. 
0. 
0. 

a 

.01 
.01 
0. 
.01 

a 

.01 
.01 
.01 

- .02 

- .03 


Initial load. 

Snapping sounds. Scale starts 
locally. 

Elastic limit. 
Ultimate strength. 

Load and deflections when ends 
left full bearing. 




a 


.0232 

.0317 




.0004 


.0402 


.0007 


.0421 
.0445 
.0489 
.0665 















Failed by triple flexure, perpendicular to web of specimen, incrcas- 
ing the initial deflection of the specimen. The maximum deflection 
occurred about 10" from middle of length. 
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BOLLED H SECTIONS. 
No. 1862. 



Rolled H section. 

Flat ends. 

Length, 9 feet 7J inches. 

Weight, 239 pounds. 

Sectional area, 7.30 square inches. 

Initial deflection: horizontal, ".04; vertical, ".12. 

Gauged length, 50 inches. 

Counterweighted at middle. 



Applied loads. 


In gauged lengths. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
Inch. 


Com- 
pression. 


Set. 
Inch. 

a 


Hori- 
zontal. 


Vertical. 


Pounds. 
7,300 
36,500 
73,000 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 
29,000 


Inch. 

a 

.0071 
.0158 


Inches. 

a 

.01 
.01 
.01 
.01 
.02 
.01 
.02 
.01 
.03 
.04 
.09 
.14 

1.27 
. 2.64 


Inch. 

a 

.01 
.01 
.01 
.01 
.02 
.01 
.02 
.01 
.03 
.03 
.04 
.06 

.34 
.40 


initial load. 

Elastio limit 

Ultimate strength. 

Load and deflection when ends 
left full bearing against the plat- 
forms of the testing machine. 

Load sustained at present deflec- 
tion. 




a 


109,500 
146,000 


.0238 
.0321 




.0001 


182,500 


.0406 


.0004 


189,800 
197,100 
204,400 
211,700 

172,000 
140,000 


.0430 
.0461 
.0517 
.0580 























Failed by triple flexure, perpendicular to web, of specimen, 
mum deflection, 8" eccentric. 



Maxi- 



ROLLED H SECTIONS. 

No. 1863. 

Rolled II section. 

Flat ends. 

Length, 9 feet 7 J inches. 

Weight, 239 pounds. 

Sectional area, 7.30 square inches. 

Initial deflection: horizontal, ".04; vertical, ".07. 

Gauged length, 50 inches. 

Counterweighted at middle. 
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Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
inch. 


Com- 
pression. 


Sot. 


Hori- 
zontal. 


Vertical. 


Pounds. 

7,300 
36,500 
73,000 


Pounds. 

1,000 

5.000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 
28,630 


Inch. 

0. 

.0066 
.0149 


Inch. 
0. 


Inch. 

o. 

0. 
.01 

a 

.03 
.03 
.02 
.03 
.01 
.03 
.03 

- .07 

- .20 

.98 


Inch. 

0. 
.01 
.01 

0. 
.01 
.02 
.01 
.02 
.01 
.02 
.02 
.03 
.06 

.10 


Initial load. 

Elastic limit. 

Ultimate strength. 

Load and deflection when ends 
left full bearing against plat- 
forms of testing machine. 




a 


109,500 
146,000 


.0231 
.0312 




- .0004 


182,500 


.0402 


0. 


189,800 
197, 100 
204,400 
209,000 

184,000 


.0421 
.0444 
.0502 



















Snapping sounds heard and scale started off the specimen, locally, 
under 10,000 pounds per square inch and each higher load, increas- 
ing in frequency as the loads advanced. 



H. Doc. 1322—60-2 



226 



ROLLED H SECTIONS. 



No. 1864. 
Rolled H section. 
Flat ends. 

Length, 12 feet 10 inches. 
Weight, 318 pounds. 
Sectional area, 7.29 square inches. 
Initial deflection; wavy in both directions. 
Gauged length, 100 inches. 
Counterweighted at middle. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


I 


Total. 


Per 
square 
Inch. 


Com- 
pression. 


Set. 


Hori- 
zontal. 


Vertical. 


Remarks. 


Pounds. 
7,290 
36,450 
72,900 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 


Inch. 
0. 

.0137 
.0307 


Inch. 
0. 


a 

.01 
.02 
.01 
.01 
.01 
.01 

a 

.01 

- .02 

- .04 

- .24 

-1.27 


Inch. 

0. 

0. 
.01 
.01 
.02 
.02 
.01 
.02 
.01 
.02 
.02 
.02 

-.04 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearing against plat- 
forms of the testing machine. 




0. 


109,350 
145,800 


.0478 
.0646 




.0007 


182,250 


.0873 


.0070 


189,540 
196,830 
204,120 

168,000 


.0941 
.1004 
.1170 















Failed by triple flexure, deflecting perpendicular to the web of the 
specimen. 



BOLLED H SECTIONS. 

No. 1865. 
Rolled H section. 
Flat ends. 

Length, 12 feet 10 inches. 
Weight, 317 pounds. 
Sectional area, 7.27 square inches. 
Initial deflection; honzontal, 0."; vertical, ".15. 
Gauged length, 100 inches. 
Counterweighted at the middle. 
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Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
inch. 


Com- 
pression. 


Set 


Hori- 
zontal. 


Vertical. 


Pounds. 
7,270 
36,350 
72,700 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 


Inch. 

a 

.0140 
.0310 


Inch. 

a 


Inch. 
0. 

a 

.01 

a 

.01 
.03 

a 
.11 

.10 
.26 

.88 


Inch. 

a 
a 
a 
a 
a 

.01 

a 

.05 
.05 

.li 

.25 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full hearings against plat- 
forms of testing machine. 




a 


100,050 
145,400 


.0484 
.0071 




.0020 


181,750 
"""189,020" 

170,400 


.0057 


.0036 


.1007 











Failed by triple flexure, deflecting perpendicular to web of specimen. 
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B0LLED H SECTIONS. 



No. 1866. 
Rolled H section. 
Flat ends. 

Length, 12 feet 10 inches. 
Weight, 317 pounds. 
Sectional area, 7.27 square inches. 
Initial deflection, 0/'. 
Gauged length, 100 inches. 
Counterweighted at middle. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
Inch. 


Compres- 
sion. 


Set 


Hori- 
zontal. 


Vertical. 


Pounds. 

7,270 

36,350 

72,700 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 
28,000 


Inch. 

a 

.0150 
.0321 


Inch. 

a 


Inches. 

o. 
a 
a 
a 

.01 
.02 

a 

.03 
.01 
.04 
.07 
.27 

1.12 
2.99 


Inch. 

a 
a 

0. 

a 
a 
a 
a 

.01 

a 

.01 

.01 

- .02 

.04 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearings against the 
platforms of the testing ma- 
chine. 

Load and deflection as the de- 
formation of the specimen was 
further increased. 




.0010 


109,050 
145,400 


.0490 
.0662 




.0015 


181,750 


.0870 


.0064 


189,020 
196,290 
203,560 

174,000 
130,000 


.0934 
.1001 
.1190 























Failed by triple flexure, deflecting perpendicular to the web of the 
specimen. 



BOLLED H SECTIONS. 



No. 1867. 
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Rolled H section. 

Flat ends. 

Length, 16 feet J inch. 

Weight, 398 pounds. 

Sectional area, 7.30 square inches. 

Initial deflection; horizontal, ".08; vertical, ".23. 

Gauged length, 100 inches. 

Counterweighted at middle. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
Inch. 


Compres- 
sion. 


Set 


Hori- 
zontal. 


Vertical. 


Pounds. 

7,300 

36,500 

73,000 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 
27,000 


Inch. 
0. 

.0143 
.0309 


Inch. 

a 


Indies. 
a 
a 
a 
a 

.02 

a 

a 

.01 
.01 
.02 
.10 

.79 

L85 

abt.5. 00 


Inch. 

a 
a 

.02 

a 

.02 
.03 

a 

.08 
.02 
.10 
.21 

.37 
.55 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearing against plat- 
forms of the testing machine. 

Load sustained when deflections 
reached the amounts here 
stated. 

Load sustained when deflection 
reached amount here stated. 




.0005 


109,500 
146,000 


.0473 
.0667 




.0018 


182,500 


.0841 


.0067 


189,800 
197,100 

172,000 
116,000 
80,000 


.0885 
.0945 



























Failed by triple flexure, deflecting chiefly in a horizontal direction, 
perpendicular to the web of the specimen, and in the direction of the 
initial deflection. 
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BOLLED H SECTIONS. 



No. 1868. 
Rolled H section. 
Flat ends. 

Length, 16 feet 0J inch. 
Weight, 396J pounds. 
Sectional area, 7.27 square inches. 
Initial deflection; horizontal, ".10; vertical, ".02. 
Gauged length, 100 inches. 
Counterweighted at middle. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
inch. 


Com- 
pression. 


Set. 


Hori- 
zontal. 


Vertical. 


Pounds. 

7,270 

36,350 

72,700 


Pound*. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 
26,000 


Inch. 

a 

.0141 
.0317 


Inch. 

a 


ln&e: 
0. 
0. 

a 
a 
a 

.02 

a 

.09 
.06 
.18 

1.12 


Inch. 
0. 

a 

.01 

a 

.01 
.01 
.01 
.02 
.01 
.03 

.04 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full hearing against the 
platforms of the testing machine. 




.0002 


109,050 
145,400 

'"i8i,756"" 

"189,020*" 

168,000 


.0483 
.0656 




.0009 


.0847 


.0032 


.0894 











Failed by triple flexure, deflecting perpendicular to the web of the 
specimen, and in the direction of the initial bend. 



ROLLED H SECTIONS. 
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No. 1869. 
Rolled H section. 
Flat ends. 

Length, 16 feet OJ inch. 
Weight, 395J pounds. 
Sectional area, 7.25 square inches. 
Initial deflection; horizontal, ".17; vertical, 
Gauged length, 100 inches. 
Counterweighted at middle. 



'.08. 



Applied loads. 



Total. 



Pounds. 

7,250 

36,250 

72,500 



108,750 
145,000 



181,250 



108,000 



Per 
square 
inch. 



Pound*. 

1,000 

5,000 
10,000 

1,000 
15,000 
20,000 

1,000 
25,000 

1,000 



In gauged length. 



Com- 
pression. 



Inch. 
0. 

.0145 
.0310 



.0480 
.0653 



.0897 



Set. 



Inch. 

o. 



.0003 

\"66i5* 



Deflections at 
middle. 


Remarks. 






Hori- 
zontal. 


Vertical. 

Inch. 

0. 

0. 

0. 

0. 
.01 
.02 

0. 
.03 
.02 




Inehei. 

o. 

0. 
.01 

0. 
.03 
.05 

a 

.40 

.27 


Initial load. 
Ultimate strength. 


1.26 


.06 


Load and deflections when ends 
left full bearing against the plat- 
forms of the testing machine. 



Failed by triple flexture, deflecting perpendicular to the web of 
the specimen, and following the direction of the initial bend. 
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ROLLED H SECTIONS. 



No. 1870. 

Rolled H section. 

Flat ends. 

Length, 19 feet 3 inches. 

Weight, 476J pounds. 

Sectional area, 7.28 square inches. 

Initial deflection; horizontal ".03; vertical, 

Gauged length, 100 inches. 

Counterweighted at middle. 



.05. 



Applied loads. 


In gauged length. 


Deflections at 

middle. 


i 
1 


Total. 


Per 

square 
inch. 


Com- 
pression. 

Inch. 
0. 
.0141 
.0314 


Set. 


Hori- 
zontal. 


i Remarks. 
Vertical. 


Pounds. 

7,280 
36.400 
72,800 


Pounds. 

1.000 

5, 000 
10,000 

1.000 
15,000 
20,000 

1.000 
24,670 


Inch. 
0. 


Inches. 
0. 

a 


Inch. 
0. Initial load. 
.02 




.01 

a 


.02 


.0006 


0. 
.03 
.03 




109.200 
145,600 


.0489 
.0G68 


1 






.0019 


a 

— .63 
1.98 


.01 1 ' 


179,600 
145,000 




. 04 Ultimate strength. 






.06 


Load and deflections when ends 








left full bearing against the plat- 
forms of the testing machine. 



Failed by triple flecture, deflecting perpendicular to the web of 
the specimen, failing in a direction opposite that of the initial bend. 



ROLLED H SECTIONS. 
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No. 1871. 
Rolled H section. 
Flat ends. 

Length, 19 feet 3 inches. 
Weight, 477 pounds. 
Sectional area, 7.29 square inches. 
Initial deflection; honzontal, 0/'; vertical, 
Gauged length, 100 inches. 
Counterweighted at middle. 



M3. 



Applied loads. 


In gauge 

Com- 
pression. 


d length. 

Set. 

Inch. 
0. 


Deflections at 
middle. 


Remarks. 


Total. 


Per 
square 
Inch. 


Hori- 
zontal. 


Vertical. 


Pounds. 
7,290 
36,450 
72,900 


Pounds. 

1,000 

5,000 
10,000 

1,000 
15,000 
20.000 

1,000 
21.000 
22,000 

23,000 


Inch. 
0. 

.0145 
.0317 


Inches. 

0. 
.01 
.02 

0. 
.05 
.06 
.01 
.09 
.11 


Inch. 
0. 
.02 
.03 
.01 
.04 
.05 
.02 
.05 

.an 


Initial load. 

Ultimate strength. 

Load and deflections when ends 
left full bearing against the 
platforms of the testing ma- 
chine. Horizontal deflection 
increased from ".16 to ".65 
while the specimen was still 
kept under the maximum load. 






.0009 


109,350 
145, 300 


.0486 
.0662 




.0023 


i 53, 090 
160,380 

167,670 
143,000 


.0700 
.0735 
.0781 






( £ I ™ 




I .65 
1.49 


.05 




• 





Failed by triple flexure, deflecting perpendicular to the web of the 
specimen. 
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B0LLED H SECTIONS. 

No. 1872. 



Rolled H section. 

Flat ends. 

Length, 19 feet 3 inches. 

Weight, 480 pounds. 

Sectional area, 7.33 square inches. 

Initial deflection; honzontal, ".17; vertical, 

Counterweighted at middle. 

Gauged length, 100 inches. 



'.13. 



Applied loads. 


In gauged length. 


Deflections at 
middle. 


Remarks. 

1 


Total. 


Par 
square 
Inch. 


Com- 
pression. 


Set. 
Inch. 

a 


Hori- 
zontal. 


Vertical. 


Pound*. 

7,330 

36,650 

73,300 


Pound*. 

1,000 

6,000 
10,000 

1,000 
15,000 
20,000 

1,000 
21,000 
22,000 
23,000 


Inch. 
0. 
.0141 
.0316 


Inehea. 
0. 
.04 
.07 
.02 
.10 
.16 


Inch. 
0. 
0. 
0. 

a 

.02 
.03 
.01 
.04 
.05 
.08 

.12 


Initial load. 




.0009 


109,950 
146,600 


.0476 
.0641 




.0015 


.05 
.21 
.27 
.58 

1.69 


153,930 
161,260 
168,590 

146,000 
53,000 


.0679 
.07r5 
.0772 






Ultimate strength. 




Load and deflections when ends 








left full bearingagainst the plat- 
forms of the testing machine. 

Load sustained when horizontal 












deflection reached 6".5. 



Failed by triple flexure, deflecting perpendicular to the web of the 
specimen. 



ROLLED H SECTIONS. 
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TABULATION OF COMPRESSION TESTS OF ROLLED H SECTIONS, 

STEEL. 



FLAT ENDS. 



Number of test. 


Lengths. 


Sectional 
area. 


Ultimate strength. 


Feet. 


Inches. 


r 


Total. 


Per 
square 
inch. 


1866 


3 
3 
3 

6 
6 
6 

9 
9 
9 

12 
12 
12 

16 
16 
16 

19 
19 
19 


5 
5 
5 

1 

10 
10 
10 

I 

8 
3 
3 


25 
25 
26 

50 
50 
50 

75 
75 
75 

100 
100 
100 

125 
125 
125 

150 
150 
150 


8q.in. 
7.33 
7.33 
7.33 

7.35 
7.33 
733 

7.30 
7.30 
7.30 

7.29 
7.27 
7.27 

7.30 
7.27 
7.25 

7.28 
7.29 
7.33 


Pounds. 
316,000 
298,400 
327,900 

213,000 
209,800 
212,570 

211,700 
211,700 
209,000 

204,120 
189,020 
203,560 

197,100 
189,020 
181,250 

179,600 
167,670 
168,590 


Poundt. 
43,110 
40,710 
44,730 

28,980 
28,620 
29,000 

29,000 
29,000 
28,630 

28,000 
26,000 
28,000 

27,000 
26,000 
25,000 

24,670 
23,000 
23,000 


1856 


1887 


1858 


1859 


1860 


1861 


1862 


1863 


1864 , 


1865 


1866 


1867 


1868 


1869 


1870 


1871 


1872 
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BOIXED H SECTIOKS. 
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CONCRETE AND MORTAR COLUMNS. 



PLAIN AND REENFORCED WITH LONGITUDINAL 
STEEL BARS OR WIRE HELIX. 
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C0NCKETE AND MORTAB COLUMNS. 



No. 1834. 

1:2}: 5 Mixture. 

Reenforced with 12 steel bars, each }" diameter. Rods extended 
from lower end longitudinally through the column and projected 
above the upper end. A perforated end plate was used at the upper 
end of the column, the perforations being clearance holes for the 
reenforcing bars. The lower end of the column rested on a J" 
steel plate. The bars were encircled by 11 collars of \" round wire, 
spaced 9" apart. 





~Y^CHAMi 


PER. 








y 


m m 


• 


• 








m 




• 
• 






m 




s* 




• • 


• 


• 








r/ifo 








■ — HMJ 


D 







Composition by volume: Red Ring Portland cement, 1; river 
sand, 2i; gravel (J"), 5. 

Age, set in air, 7 months. 

Weight of column, total, 795.5 pounds. 

Weight of concrete, 723 pounds = 134.5 pounds per cubic foot. 

Weight of steel bars and collars, 72.5 pounds. 

Height of column, 96.15 inches. 

Sectional area of column, gross (10.05 X 10.02) - (4 X J X .85 X .85) = 
99.26 square inches. 

Sectional area of steel bars, total, 2.36 square inches. 

Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 
9,926 

14,889 
19,852 
24,815 
29,778 
34,741 
39,704 
44,667 
49,630 
54,593 
59,556 


Pounds. 
100 

150 
200 
250 
300 
350 
400 
450 
500 
550 
600 

600 

650 
700 


Inch. 
0. 

.0012 
.0018 
.0027 
.0038 
.0047 
.0058 
.0068 
.0078 
.0090 
.0100 

.0100 

.0110 
.0120 


Inch. 

o. 

.0003 
.0003 
.0001 
.0001 
.0002 
.0004 
.0005 
.0008 
.0008 
.0009 

.0009 


Initial load. Loaded with 6,000 pounds before 
testing. 

E (100-600)-2,747,000 pounds per square inch. 


64,519 
69,482 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pounds. 
74,445 
79,408 
84,371 
89,334 
94,297 
99,260 


Pounds. 
750 
800 
850 
900 
950 
1,000 

600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 

600 


Inch. 
.0131 
.0145 
.0164 
.0175 
.0185 
.0199 

.0120 
.0121 

.0228 
.0250 
.0279 
.0307 
.0344 

.0162 


Inch. 


£ (600-1,000)— 2,273,000 pounds per square Inch. 

Set after resting J hour. 

E (1,000-2,000)- 1,582,000 pounds per square inch. 

Surface cracks appear. 
Ultimate strength. 










.0020 

.0020 
.0020 




109,186 
119,112 
129,038 
138,964 
148,890 








.0039 

.0038 
.0027 
.0027 






600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,166 


.0151 

.0380 
.0416 
.0469 

!0543 

.0223 
.0221 

.0667 


158,816 
168,742 
178,668 
188,594 
198,520 








.0048 

.0047 
.0044 




208,446 
215,000 









Column failed at a distance of from 1 to 3 feet from lower end. 
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CONCRETE AND MOBTAB COLUMNS. 

No. 1835. 



1:2$: 5 Mixture. 

Reenforcement same as in column of test No. 1834. 



85" CHAMFER 




7\ 



o 



^ 



-10.10 



% 



Composition by volume: Red Ring Portland cement, 1 ; river sand, 
2i; gravel (2"), 5. 

Age, set in air, 7 months. 

Weight of column, total, 782 pounds. 

Weight of concrete, 709.5 pounds = 131.1 pounds per cubic foot. 

Weight of steel bars and collars, 72.5 pounds. 

Height of column, 96.00 inches. 

Sectional area of column, gross, (10. 10 X 10.05) - (4 X $ X .85 X .85) = 
100.06 square inches. 

Sectional area of steel bars, total, 2.36 square inches. 

Gauged length, 50". 



Applied loads. 


In gauge 

Compres- 
sion. 


d length. 
Set. 




Total. 


Per square 
inch. 


Remarks. 1 

1 


Pounds. 
10,006 

15,009 
20,012 
25,015 
30,018 
35,021 
40,024 
45,027 
50,030 
55,033 
60,036 


Pounds. 
100 

150 
200 
250 
300 
350 
400 
450 
500 
550 
600 

600 

650 
700 
750 
800 
850 
900 
950 
1,000 

600 
600 


Inch. 
0. 

.0013 
.0029 
.0043 
.0056 
.0009 
.0084 
.0099 
.0111 
.0126 
.0141 

.0143 

.0159 
.0172 
.0185 
.0200 
.0216 
.0230 
.0245 
.0260 

.0168 
.0169 


Inch. 
0. 

.0003 
.0005 
.0006 
.0008 
.0008 
.0010 
.0011 
.0012 
.0014 
.0015 

.0014 


1 

Initial load. Loaded with 6,000 pounds before ' 
testing. 



E (100-600)- 1,938,000 pounds per square inch. 
£ (600-1 ,000)- 1,818,000 pounds per square inch. 


65,039 
70,042 
75,045 
80,048 
85,051 
M, 054 
95,057 
100,060 














.0021 

.0022 
.0023 








1 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pound*. 
110,086 
120,072 
130,078 
140,084 
160,090 


Pound*. 
1,100 
1,200 
1,300 
1,400 
1,600 

600 
600 

1,600 
1,700 
1,800 
1,900 

600 

600 

1,913 


Inch, 
.0293 
.0321 
.0362 
.0398 
.0429 

.0210 
.0210 

.0471 
.0617 
.0668 
.0625 

.0276 
.0276 


Inch. 


Snapping sounds. 
Ultimate strength. 








.0031 

.0030 
.0030 




160,096 
170,102 
180,108 
190,114 






.0066 

.0065 
.0056 




191,400 







Column failed at a distance of from 1 to 2 feet from lower end, 
opening longitudinal and oblique cracks. 



H. Doc. 1322—60-2 
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CONCRETE AND MORTAR COLUMNS. 
No. 1836. 



1:2J:5 Mixture. 

Reinforcement same as in column of test No. 1834. 



[.8^ CHAMFER 




Composition by volume: Red Ring Portland cement, 1; river 
sand, 2}; gravel (f "), 5. 

Age, set in air, 7 months. 

Weight of column, total, 778 pounds. 

Weight of concrete, 705.5 pounds = 132.2 pounds per cubic foot. 

Weight of steel bars and collars, 72.5 pounds. 

Height of column, 96.15 inches. 

Sectional area of column, gross, (10.00X10.04)- (4 X J X. 85 
X .85) = 98.60 square inches. 

Sectional area of steel bars, total, 2.36 square inches. 

Gauged length, 50'. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 
9,860 

14,790 
19,720 
24,050 
29,580 
34,510 
39,440 
44,370 
49,300 
54,230 
59,160 


Pounds. 
100 

150 
200 
250 
300 
350 
400 
450 
500 
550 
600 

600 

650 
700 
750 
800 
850 
900 
950 
1,000 

600 
600 


Inch. 
0. 

.0017 
.0034 
.0048 
.0062 
.0075 
.0089 
.0100 
.0114 
.0124 
.0137 

.0139 

.0149 
.0161 
.0174 
.0189 
.0202 
.0216 
.0229 
.0243 

.0155 
.0156 


Inch. 
0. 

.0003 
.0005 
.0007 
.0008 
.0008 
.0008 
.0009 
.0009 
.0009 
.0010 

.0010 


Initial load. Loaded with 5,000 pounds before 
testing. 

E (KXHXX))- 1,969,000 pounds per square Inch. 
E (600-1 ,000)- 1,961 ,000 pounds per square inch. 




64,090 
69,020 
73,950 
78,880 
83,810 
88,740 
93,670 
98,600 














.0014 

.0013 
.0011 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pound*. 
106,460 
118,320 
128,180 
138,040 
147,900 


Pounds. 
1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,156 


Inch. 
.0272 
.0303 
.0331 
.0366 
.0402 

.0196 
.0196 

.0457 
.0490 
.0533 
.0601 
.0659 

.0290 
.0289 

.0910 


Inch. 


Craeks at lower end of column. 

E (1,000-2,000)- 1,385,000 pounds per square Inch. 
Ultimate strength. 








.0024 

.0023 
.0022 




157,760 
167,620 
177,480 
187,340 
197,200 








.0069 

.0069 
.0069 




207,060 
212,600 









Opened oblique and longitudinal cracks near middle of length of 
column. 
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CONCRETE AND MOBTAB COLUMNS. 
No. 1837. 



1: 2}: 5 Mixture. 

Reenforcement same as in column of test No. 1834. 



h85 CHAFFER 




\ 



O 



o 



© 



oUie 



8 



1 



Composition by volume: 



Red Ring Portland cement, 1; river 



t>y voJ 
sand, 2*; gravel (}"), 5. 

Age, set in air, 7 months. 

Weight of column, total, 785 pounds. 

Weight of concrete, 712.5 pounds= 134.9 pounds per cubic foot. 

Weight of steel bars and collars, 72.5 pounds. 

Height of column, 96.09 inches. 

Sectional area of column, gross (9.86 X 10.05) - (4 X i X .85 X .85) = 
97.65 square inches. 

Sectional area of steel bars, total, 2.36 square inches. 

Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pound*. 
9,554 

14,331 
19,108 
23,885 
28,662 
33,439 
38,216 
42,993 
47,770 
52,547 
67,324 


Pound*. 
98 

147 
196 
245 
294 
342 
391 
440 
489 
538 
567 

587 

636 
685 
734 
783 
832 
881 
929 
978 

687 
687 


Inch. 
0. 

.0011 
.0022 
.0034 
.0046 
.0059 
.0071 
.0083 
.0094 
.0106 
.0118 

.0118 

.0130 
.0140 
.0152 
.0165 
.0178 
.0190 
.0202 
.0215 

.0140 
.0140 


Inch. 
0. 

.0002 
.0003 
.0004 
.0005 
.0006 
.0007 
.0009 
.0010 
.0011 
.0013 

.0014 


Initial load. Loaded with 6,000 pounds before 1 
testing. 

E (98-587)— 2,329,000 pounds per square inch. 
E (687-978)— 2,172,000 pounds per square Inch. 


62,101 
66,878 
71,655 
76,432 
81,209 
85,986 
90,763 
95,540 














.0020 

.0021 
.0021 







CONCBETE AND MOBTAK COLUMNS. 

No. 1837— Continued. 



245 



1 

Applied loads. | In gauged length. 




Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Remarks. 


Pound*. 
106,094 
114,648 
124,202 
133,756 
143,310 


Pounds. 
1,076 
1,174 
1,272 
1,370 
1,468 

687 
587 

1,565 
1,663 
1,761 
1,859 
1,957 

587 
587 

2,066 
2,152 
2,284 


Inch. 
.0243 
.0267 
.0293 
.0324 
.0348 

.0176 
.0176 

.0395 
.0425 
.0468 
.0500 
.0537 

.0213 
.0219 

.0606 
.0684 


Jndb. 


E (978-1,957)— 1,659,000 pounds per square Inch. 








.0037 

.0036 
.0035 




152,864 
162,418 
171,972 
181,526 
191,080 








.0047 

.0047 
.0046 




200,634 
210, 188 
223,000 








Ultimate strength. 









Column failed by opening oblique and longitudinal cracks about 1 
foot above the middle of its height. 
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CONCRETE AND MORTAR COLUMNS. 

No. 1838. 



1:2:4 Mixture. 

Plain column, without reenforcing metal. 



/2.03 — 



N 



Composition, by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 2; trap rock (J" to J"), 4. 
Age, set in air, 7 months. 
Weight of column, total, 1,158 pounds. 

Weight of concrete, 1,158 pounds =144.7 pounds per cubic foot. 
Height of column, 96.06 inches. 
Sectional area, ll".97x 12".03 = 144 square inches. 
Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


rounds. 
14,400 

21,600 
28,800 
36,000 
43,200 
50,400 
57,600 
64,800 
72,000 
79,200 
86,400 


Pounds. 
100 

150 
200 
250 
300 
350 
400 
450 
500 
550 
600 

600 

650 
700 
750 
800 
850 
000 
050 
1,000 

600 
600 


Inch. 
0. 

.0005 
.0010 
.0010 
.0026 
.0037 
.0045 
.0056 
.0065 
.0077 
.0068 

.0080 

.0008 
.0110 
.0123 
.0138 
.0150 
.0164 
.0170 
.0105 

.0118 
.0118 


Inch. 
0. 

0. 
.0001 
.0002 
.0003 
.0005 
.0006 
.0008 
.0009 
.0011 
.0014 

.0015 


Initial load. Loaded with 7,000 pounds before I 
testing. 

E (100-600) —3,378,000 pounds per square Inch. 


03,600 
100,800 
108,000 
115,200 
122,400 
129,600 
136,800 
144,000 
















.0038 

.0038 
.0038 


E (600-l,000)-2,410,000 pounds per square Inch. 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set 


Poundt. 
158,400 
172,800 
187,200 
201,600 
216,000 


Poundt. 
1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,600 
1,700 
1,907 


Inch. 
.0228 
.0250 
.0294 
.0330 
.0384 

.0207 
.0208 

.0442 
.0507 


Inch. 


Ultimate strength. 








.0107 

.0105 
.0105 




230,400 
244,800 
274,600 











Opened oblique and longitudinal cracks near lower end of column. 
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CONCRETE AND MORTAB COLUMNS. 
No. 1839. 



1:1 J:3 Mixture. 

Plain column, without reenforcing metal. 



tl.95 



CM 



Composition, by volume: Saylor^s Portland cement, 1; sand (10- 
mesh sieve), 1 J; trap rock (J" to J"), 3. 
Age, set in air, 7 months. 
Weight of column, total, 1,157 pounds. 

Weight of concrete, 1,157 pounds= 144.2 pounds per cubic foot. 
Height of column, 96.12 inches. 

Sectional area, 11 /, .95X 12".07 = 144.24 square inches. 
Gauged length, 50". 
Bearing plate at one end of column was crowning. 



Applied loads. 


In ganged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 




Pounds. 


Pounds. 


Inch. 


Inch. 




14,424 


100 


a 


a 


Initial load. Loaded with 6,000 pounds before 
testing. 


21,636 


150 


.0000 


a 




28,848 


200 


.0002 


a 




36,060 


250 


.0005 


0. 




43,272 


300 


.0011 


a 




50,484 


350 


.0020 


- .0001 




57,696 


400 


.0028 


- .0001 




64,008 


.450 


.0037 


a 




72,120 


500 


.0047 


a 




79,332 


650 


.0054 


a 




86,544 


600 


.0065 


.0001 


E (100-600)-3,906,000 pounds per square Inch. 




600 


.0065 


.0001 




83,756 
100,968 
108,180 


650 
700 
750 


.0075 
.0085 
.0096 










115,392 


800 


.0106 






122,604 


850 


.0118 






129,816 


900 


.0129 






137,028 
144,240 


950 
1,000 


.0140 
.0153 




E (600-1,000)- 2,667,000 pounds per square inch. 


.0014 




600 

600 


.0084 
.0084 


.0014 
.0014 
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Applied loads. 


In gauged length. 


Remarks. 


TotaL 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pounds. 
158,664 
173,068 
187,612 
201,036 
216,360 


Pounds. 
1,100 
1,200 
1,300 
1,400 
1,600 

600 
600 

1,600 
1,700 
1,800 
1,000 
2,000 

600 
600 

2,323 


Inch. 
.0180 
.0206 
.0233 
.0264 
.0206 

.0130 
.0130 

.0330 
.0367 
.0406 
.0450 
.0600 

.0230 
.0229 


Inch. 


E (1,000-2,000)- 2,068,000 pounds per square 
inch. 

Ultimate strength. 








.0060 

.0050 
.0049 




230,784 
246,206 
259,632 
274,066 
288,480 








.0127 

.0126 
.0124 




336,000 







Oblique lines of fracture, about 3 feet long, in upper half of column. 
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CONCRETE AND MOBtAB COLUMNS. 
No. 1840. 



1:1:2 Mixture. 

Plain column, without reenforcing metal. 






•/A S3- 



Composition, by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 1; trap rock (i" to i"), 2. 
Age, set in air, 7 months. 
Weight of column, total, 1,171 pounds. 

Weight of concrete, 1,171 pounds = 144.1 pounds per cubic foot. 
Height of column, 96.12 inches. 

Sectional area, 11".93X 12".25 = 146.14 square inches. 
Gauged length, 50". 



Applied loads. 


In ganged length. 


Remarks. 










Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 




Pounds. 


Pounds. 


Inch. 


Inch, 




14,014 


100 


0. 


o. 


Initial load. 


21,931 


150 


.0003 


a 




29,228 


200 


.0005 


.0001 




36,535 


250 


.0010 


.0001 




43,842 


300 


.0017 


.0002 




51,149 


350 


.0022 


.0002 




58,456 


400 


.0029 


.0003 




65,763 


450 


.0036 


.0004 




73,070 


500 


.0041 


.0005 




80,377 


550 


.0049 


.0005 




87,684 


600 


.0056 


.0007 


E (100-600)-5,102,000 pounds per square inch. 




600 
650 


.0057 
.0067 


.0007 




94,091 


102,298 


700 


.0074 






109,605 


750 


.0081 






116,912 


800 


.0088 






124, 219 


850 


.0096 






131,526 


900 


.0103 






138,833 


950 


.0110 






146,140 


1,000 


.0118 


.0013 


E (600-1,000)— 3,571,000 pounds per square inch. 




600 
600 

1,100 


.0066 
.0066 

.0135 


.0013 
.0013 






160,754 


175,368 


1,200 


.0151 






189,982 


1,300 


.0169 






204,596 


1,400 


.0188 






219,210 


1,500 


.0218 


.0030 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pound*. 


Pound*. 
600 
600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,200 
2,300 
2,400 
2,500 

600 
600 

3,408 


Inch. 
.0086 
.0065 

.0232 
.0248 
.0267 
.0284 
.0306 

.0107 
.0106 

.0331 
.0350 
.0371 
.0397 
.0424 

.0137 
.0136 


Inch. 
.0030 
.0029 






233,824 
248,438 
263,052 
277,666 
292,280 








.0048 

.0047 
.0040 


E (1,000-2,000)- 3,268,000 pounds per square Inch. 




Ultimate strength. 


306,894 
321,506 
336,122 
350,736 
365,360 








.0074 

.0071 
.0070 




498,000 


, 



Column failed near upper end, opening oblique and longitudinal 
cracks from 1 to 2 feet from the top. 



252 



CONCRETE AND MOETAB COLUMNS, 

No. 1841. 



Neat cement column. 

Plain column, without reinforcing metal. 




Composition: Neat Saylor's Portland cement. 
Age, set in air, 7 months. 

Weight of column, total, 612 pounds = 130.5 pounds per cubic foot 
Height of column, 96.16 inches. 
Diameter of column, 10.36 inches. 
Sectional area, 84.30 square inches* 
Gauged length, 50". 

Cylindrical surface checked with fine hair lines at intervals of 3" 
to 14" each. 
Cracks were both circular and longitudinal. 



Applied loads. 


In ganged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 




Pound*. 


Pound*. 


Inch. 


Inch. 




8,490 


100 


0. 


0. 


Initial load. Loaded with 7,000 pounds before 
testing. 


12,645 


150 


.0010 


.0002 




16,860 


200 


.0023 


.0003 




21,076 


250 


.0035 


.0005 




25,290 


300 


.0046 


.0005 




29,505 


350 


.0058 


.0005 




33,720 


400 


.0072 


.0007 




37,935 


450 


.0084 


.0007 




42,150 


500 


.0096 


.0008 




46,365 


550 


.0108 


.0010 




50,580 


600 


.0121 


.0009 


B (100-4500) - 2,232,000 pounds per square inch. 




600 


.0122 


.0010 




54,795 


650 


.0134 






59,010 


700 


.0146 






63,225 


750 


.0159 






67,440 


800 


.0171 






71,655 


850 


.0185 






75,870 


900 


.0197 






80,085 
84,300 


960 
1,000 


.0208 
.0222 




E (600-1,000) - 2,128,000 pounds per square inch. 


."ooie" " 




600 
600 

1,100 


.0127 
.0127 

.0248 


.0016 
.0015 


Column remained under Initial load 20 hours. 




92,730 


101, 160 


1,200 


.0273 






109,590 


1,300 


.0294 






118,020 


1,400 


.0318 






126,450 


1,500 


.0339 


.6028" 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Par square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pounds. 
600 
600 

1,600 
1,700 
1,800 
1,000 
2,000 

600 
600 

2,100 
2,200 
2,300 
3,400 
2,600 

600 

600 

6,270 


Inch. 
.0143 
.0138 

.0361 
.0386 
.0410 
.0483 
.0458 

.0164 
.0150 

.0474 
.0500 
.0522 
.0644 
.0667 

.0166 
.0164 


Inch. 
.0026 
.0026 


E (1.000-2,000) -2,315,000 pounds per square 
Ultimate strength. 




134,880 
143,310 
161,740 
160,170 
168,600 








.0087 

.0036 
.0034 




177,030 
186,460 
103,880 
202,330 
210,730 








.0048 

.0045 
.0046 




445,000 







Upper 5 feet of length of column burst into numerous fragments 
when maximum load was reached. 
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CONCRETE AND MORTAR COLUMNS. 
No. 1842. 



1:2: 3J Mixture. 

Reenforced by means of steel wire helix ? 1* pitch, *.30 diameter 
of wire; interior diameter of helix, approximately, 8*.78. Wooden 
strips were used in mold for centering tne helix. The space occupied 
by these strips is represented by four longitudinal grooves, 1 * X J * 
each. Pitch of helix regulated and maintained by means of four 
strips of steel, \" X ".037 thick. 




Composition, by volume: Savior's Portland cement, 1; sand 
(10-mesh sieve), 2; trap rock (l^to $"), 3J. 
Age, set in air, 7 months 17 days, 
height of column, total, 718 pounds. 

Weight of concrete, 658 pounds = 147.4 pounds j>er cubic foot. 
Weight of helix, complete, 60 pounds. 
Height of column, 95.90 inches. 
Diameter of column. 10.38 inches. 
Sectional area of column, gross, 82.62 square inches. 
Gauged length, 50*. 



Applied loads. 


In gauged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 




Pounds. 


Pounds. 


Inch. 


Inch. 




8 , 262 


100 


0. 


o. 


Initial load. Loaded with 6,000 pounds before 
testing. 


12,-393 


150 


.0004 


.0001 




16,524 


200 


.0008 


.0002 




20,655 


250 


.0013 


.0002 




24,786 


300 


.0018 


.0003 




28,917 


350 


.0026 


.0003 


I 


33,048 


400 


.0033 


.0005 




37, 179 


450 


.0041 


.0005 


1 


41,310 


500 


.0049 


.0007 




45,441 


550 


.0059 


.0008 




49,572 


600 


.0070 


.0009 


E (100-600)— 4,098,000 pounds per square inch. 




600 


.0070 


.0010 




53.703 


650 


.0077 






57,834 


700 


.0088 






61,965 


750 


.0097 






66,096 


800 


.0106 






70,227 


850 


.0118 






74,358 


900 


.0128 






78,489 


950 


.0141 






82,620 


1,000 


.0152 


.0025 


E (600-1.000)-3,030 f 000 pounds per square inch. 
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Applied loads. 


I 

In gauged length. 


Remarks. 

i 


TotaL 


Per square 
inch. 


Compres- 
sion. 


Set. 

Inch. 
.0025 
.0023 


Poundi. 


Pounds. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,690 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,200 
2,300 
2,400 
2,500 

600 
600 

2,600 
2,700 
2,800 
2,900 . 
3,000 

600 
600 

3,100 
3,200 
3,300 
3,400 
3,500 

600 
600 

4,720 


Inch. 

.0089 
.0086 

.0175 
.0201 
.0226 
.0264 
.0281 

.0129 
.0130 

.0321 
.0349 
.0382 
.0422 
.0468 

.0219 
.0218 

.0536 
.0602 
.0642 
.0690 
.0762 

.0384 
.0383 

.0862 
.0909 
.0992 
.1049 
.1127 

.0610 
.0604 

.1271 
.1373 
.1469 
.1575 
.1678 

.0970 
.0964 


Rested 2 hours. 

E (1,000-2,000)-2,392,000 pounds p 
Inch. 

E (2,000-3,000)- 1,701,000 pounds pi 
lnch~. 

Ultimate strength. 






90,882 
99,144 
107,406 
115,668 
123,930 








.0058 

.0057 
.0058 




132,192 
140,464 
148,716 
156,978 
165,240 










i 


.0132 

.0130 
.0130 


n square i 
it square 




173,502 
181,764 
190,026 
198,288 
206,550 








.0285 

.0283 
.0282 




214,812 
223,074 
231,336 
239,508 
247,860 








.0497 

.0492 
.0488 




256,122 
264,384 
272,646 
280,908 
289,170 








.0835 

.0829 
.0827 




390,000 






1 



Failed by triple flexure. 
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CONCRETE AND MOBTAB COLUMNS. 



No. 1843. 

1: 2: 4 Mixture. 

Reenforced with 4 Kahn bars, each f * square by 94 '.60 long, 
with prongs about f" wide by A thick, bent toward center of col- 
umn at right angles to axis. The ends of Kahn bars were embraced 
by collars or bands of \* square steel wire. Longitudinal bars were 
flush with the lower end or the column and were covered at their 
upper ends with about \\" thickness of concrete and neat cement 
facing. 



f 






M 






/> 






& 
*~>. 



H.Q7- 






5! 



Composition, by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 2; trap rock {\* to J"), 4. 

A^e, set in air, 7 months 22 days. 

Weight of column, total, 1,237 pounds. 

Weight of concrete, 1,142 pounds = 146.5 pounds per cubic foot. 

Weight of Kahn bars and collars, 95 pounds. 

Height of column, 96.10 inches. 

Sectional area of column, gross, 11^.97X12^.00 = 143.64 square 
inches. 

Sectional area of Kahn bars, total, 4 X. 75 X. 75 = 2.25 square 
inches. 

Gauged length, 50*. 



Applied loads. 


In gauged length. 


Remarks. 










Total. 


Per8quare 
inch. 


Compres- 
sion. 


Set. 




Pounds. 


Pounds. 


Inch. 


Inch. 




14,364 


100 


o. 


a 


Initial load. Loaded with 8,000 pounds before 
testing. 


21,546 


150 


.0007 


0. 




28,728 


200 


.0015 


a 




35,010 


250 


.0026 


.0002 




43,002 


300 


.0038 


.0003 




50,274 


350 


.0040 


.0005 




57,456 


400 


.0050 


.0007 




64,638 


450 


.0071 


.0006 




71,820 


500 


.0061 


.0000 




70,002 


550 


.0003 


.0010 




86,184 


600 


.0102 


.0010 


E (10O-600)-2,717,000 pounds per square inch. 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Bet. 


Pounds. 


Pomnd*. 
600 

660 
700 
750 
800 
850 
900 
950 
1,000 

600 
600 

1,100 
1,200 
1,300 
1,400 
1,600 

600 
600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,200 
2,300 
2,400 
2,600 

600 
600 

2,669 


Inch. 
.0103 

.0114 
.0125 
.0135 
.0148 
.0159 
.0173 
.0186 
.0198 

.0127 
.0126 

.0224 
.0250 
.0275 
.0300 
.0332 

.0168 
.0168 


Inch. 
.0011 


E (600-1,000)— 2,353,000 pounds per square inch. 

E (1.000-2,000)-2,068 T 000 pounds per square 
inch. 

Ultimate strength. 


93,366 
100,648 
107,730 
114,912 
122,004 
129,276 
136,458 
143,640 














.0021 

.0021 
.0022 




158,004 
172,368 
186,732 
201,096 
216,460 








.0047 

.0046 
.0045 




229,824 
244,188 
258,662 
272,916 
287,280 


.0368 
.0398 
.0433 
.0469 










.0618 

.0245 
.0244 

.0533 
.0672 
.0734 
.0843 
.1043 

.0631 
.0629 


.0098 

.0098 
.0097 




301,644 
316,008 
330,372 
344,736 
369,100 








.0494 

.0490 
.0488 




360,000 









Column failed near upper end. 
opened and steel bars buckled. 



Oblique and longitudinal cracks 



H. Doc. 1322—60-2- 



-17 
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CONCRETE AND MORTAR COLUMNS. 
No. 1844. 



1:2:4 Mixture. 

Reenforced with four, f " Kahn bars, as described for column of 
test No. 1843. 



^ 



n\ 



— ^XK — 

// // \\ \N 



// 
// /. 



% 



//.SJ 






Composition, by volume: Saylor's Portland cement, 1; sand 
(10-mesh sieve), 2; trap rock (|" to J''), 4. 

Age, set in air, 7 months 24 days. 

Weight of column, total, 1,230 pounds. 

Weight of concrete, 1,135 pounds = 146.4 pounds per cubic foot. 

Weight of reenforcement, complete, 95 pounds. 

Height of column, 96.02 inches. 

Sectional area of column, gross, ll".95Xll".97 = 143.04 square 
inches. 

Sectional area of Kahn bars, total, 4 X .75 X .75 — 2.25 square inches. 

Gauged length, 50". 

Bearing plates were crowning at each end of column. 



Applied loads. 


In gauged length. 


Remarks. 










Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 




Pounds. 


Pounds. 


Inch. 


Inch. 




14,304 


100 


0. 


0. 


Initial load. Loaded with 8,000 pounds before 
testing. 


21.456 


150 


.0013 


.0002 




28,606 


200 


.0026 


.0004 




35,760 


250 


.0039 


.0006 




4?, 912 


300 


.0050 


.0008 




50,064 


350 


.0061 


.0010 




57,216 


400 


.0074 


.0012 




64,368 


450 


.0084 


.0013 




71,520 


500 


.0008 


.0014 




78,672 


550 


.0107 


.0018 




85,824 


600 


.0120 


.0019 


E (100-600)-2,475,000 pounds per square Inch. 




600 


.0120 


.0020 




92,976 
100.128 
107,280 


650 
700 
750 


.0131 
.0144 
.0155 










114,432 


800 


.0166 






121,584 


850 


.0179 






128,736 


900 


.0191 






135.888 
143,040 


950 
1,000 


.0204 
.0218 




E (600- 1,000) -2, 381 ,000 pounds per square Inch. 


.0033 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pounds. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,600 

600 
600 

1,600 
1,700 
1,800 
1,000 
2,000 

600 
600 

2,094 


Inch. 
.0146 
.0145 

.0242 
.0269 
.0295 
.0325 
.0359 

.0194 
.0195 

.0394 
.0442 
.0504 
.0575 
.0700 

.0421 
.0420 


Inch. 
.0035 
.0036 


E ( 1,000-2,000) =2,283,000 pounds per square inch. 
Ultimate strength. 




157,344 
171,648 
186,962 
200,266 
214,660 








.0070 

.0070 
.0070 




228,864 
243,168 
257,472 
271,776 
286,060 








.0296 

.0294 
.0293 




299,600 







Failed near lower end of column, opening oblique and longitudinal 
cracks. 
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CONCRETE AND MORTAR COLUMNS. 

No. 1845. 



1 : 1J : 3 Mixture. 

Reenf orced with four, $" Kahn bars/ as described for column of test 
No. 1843. 




Composition, by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 1J; trap rock ($" to £"), 3. 

Age, set in air, 7 months 25 days. 

Weight of column, total, 1,223 pounds. 

Weight of concrete, 1,129 pounds = 145.2 pounds per cubic foot. 

Weight of reenforcement, complete, 94 pounds. 

Height of column, 96.08 inches. 

Sectional area of column, gross, 11" .94X12".00 = 143.28 square 
inches. 

Sectional area of Kahn bars, total, 4 X .75 X .75 = 2.25 square inches. 

Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Bet. 




Pounds. 


Pounds. 


Inch. 


Inch. 




14,328 


100 


0. 


0. 


Initial load. Loaded with 9,000 pounds before 
testing. 


21,492 


150 


.0011 


.0003 




28,696 


200 


.0020 


.0004 




35,820 


250 


.0031 


.0005 




42,984 


300 


.0042 


.0007 




50,148 


350 


.0051 


.0008 




57,312 


400 


.0063 


.0009 




64,«6 


450 


.0074 


.0010 




71,640 


500 


.0084 


.0012 




78,804 


550 


.0094 


.0013 




85,968 


600 


.0105 


.0015 


E (100-600)— 2,778,000 pounds per square inch. 




600 
650 


.0106 
.0118 


.0015 




93,132 


100,296 


700 


.0128 






107,460 


750 


.0138 






114,624 


800 


.0150 






121,788 


850 


.0160 






128,952 


900 


.0172 






136,116 


950 


.0185 






143,280 


1,000 


.0197 


.0026 


E (600-1 ,000)- 2,469.000 pounds per square Inch. 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pounds. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,600 
.... 1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,200 
2,300 
2,400 

600 
600 

2,415 


Inch. 
.0126 
.0125 

.0224 
.0245 
.0270 
.0295 
.0321 

.0159 
.0159 

.0360 
.0397 
.0429 
.0479 
.0538 

.0270 
.0269 

.0648 
.0724 
.0845 
.1250 

.0832 
.0830 


Inch. 
.0026 
.0026 


E <l > 000-2 f 000)-2,242,000 pounds per square 
Inch. 

Ultimate strength. 




157,606 
171,936 
186,264 
200,592 
214,920 








.0044 

.0044 
.0044 




229,248 
243,576 
257,904 
272,232 
286,560 








.0144 

.0140 
.0140 




800,888 
315,216 
329,544 
843,872 






.0699 

.0695 
.0695 




346,000 









Column failed along the middle of its length, opening oblique and 
longitudinal cracks. 
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CONCRETE AND MOBTAB COLUMNS. 

No. 1846. 



1:1J: 3 Mixture. 

Reenforced with four f " Kahn bare, as described for column of 
test No. 1843. 



^ 






•• 



% 






/• 



%<y/ 



/ 






S* 



-11.98 



*» 



Composition, by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 1J; trap rock (J" to J"), 3. 

Age, set in air, 8 months 20 days. 

Weight of column, total, 1,233 pounds. 

Weight of concrete, 1,137 pounds= 144.7 pounds per cubic foot. 

Weight of reenforcement, complete, 96 pounds. 

Height of column, 96.07 inches. 

Sectional area of column, gross, ll".98x 12". 09 — 144.84 square 
inches. 

Sectional area of Kahn bars, total, 4 X .75 X .75 = 2.25 square inches. 

Gauged length, 50". 



Applied loads. 


Tn ganged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 




Pounds. 


Pounds. 


Intk. 


Inch: 




14,484 


100 


o. 


a 


Initial load. Loaded with 9,000 pounds before 
testing. 


21,726 


150 


.0009 


.0002 




28,968 


200 


.0017 


.0002 




36,210 


250 


.0026 


.0003 




43,452 


300 


.0037 


.0004 




60,604 


350 


.0047 


.0005 




57,936 


400 


.0057 


.0007 




65,178 


450 


.0067 


.0008 




72,420 


500 


.0078 


.0008 




79,662 


550 


.0087 


.0009 




86,904 


600 


.0098 


.0010 


E (100-600)- 2,841,000 pounds per square inch. | 




600 
650 


.0099 
.0109 


.0010 


1 


- 94,146 




101,388 


700 


.0119 






108,630 


750 


.0130 






115,872 


800 


.0140 






123, 114 


850 


.0152 






130,356 


900 


.0164 






137,598 


950 


.0176 






144,840 


1,000 


.0188 


.0020 


E (600-1,000)-2,500,000 pounds per square Inch. 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


86t. 


Pounds. 


Pound*. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,200 
2,300 

600 
600 


Inch. 

.0117 
.0116 

.0217 
.0239 
.0262 
.0287 
.0315 

.0149 
.0147 

.0345 
.0375 
.0408 
.0450 
.0505 

.0240 
.0238 

.0583 
.0875 
.0920 

.0570 
.0666 


Inch, 
.0020 
.0019 


E (1,000-2,000)— 2,137,000 pounds per square inch. 
Ultimate strength. 




159,324 
173,808 
188,292 
202,776 
217,260 








.0038 

.0036 
.0036 




231,744 
246,228 
260,712 
275,196 
289,680 








.0103 

.0103 
.0102 




304,164 
318,648 
333,132 




.0437 

.0436 
.0434 







Opened oblique and longitudinal cracks 9" to 24' 
of column. 



from lower end 
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CONCRETE AND MORTAR COLUMNS. 



No. 1847. 

1:2:4 Mixture. 

Reenforced with 8 Kahn bars, each J" square, with prongs bent 
toward center of column at right angles to axis. The ends of Kahn 
bars were embraced by collars of \" square steel wire. 




Composition by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 2; trap rock (\" to J"), 4. 

Age, set in air, 8 months 21 days. 

Weight of column, total, 1,206 pounds. 

Weight of concrete, 1,114 pounds = 141.9 pounds per cubic foot. 

Weight of reenforcement, complete, 92 pounds. 

Height of column, 96.30 inches. 

Sectional area of column, gross, 12".00X12".02 = 144.24 square 
inches. 

Sectional area of Kahn bars, total, 8 X .50 X .50 = 2.00 square inches. 

Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pounds. 
14,424 

21,638 
28,848 
36,060 
43,272 
60,484 
57,096 
64,906 
72,120 
79,332 
86,644 


Pounds. 
100 

150 
200 
250 
300 
350 
400 
450 
600 
660 
600 

600 

660 
700 
750 
800 
860 
900 
950 
1,000 


Inch. 

a 

.0014 
.0032 
.0050 
.0067 
.0064 
.0102 
.0121 
.0139 
.0158 
.0177 

.0180 

.0197 
.0216 
.0235 
.0254 
.0275 
.0296 
.0315 
.0334 


Jndk. 

a 

.0003 
.0006 
.0010 
.0012 
.0016 
.0017 
.0019 
.0021 
.0024 
.0026 

.0028 


Initial load. Loaded with 10,000 pounds before 
testing. 

E (100-600)- 1,656,000 pounds per square inch. 
E (600-1,000)- 1,439,000 pounds per square Inch. 


93,756 
100,968 
106,180 
115,392 
122,604 
129,816 
137,028 
144,240 














.0044 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Persauare 
inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pounds. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,600 
1,700 
1,800 

600 
600 


Jnch. 
.0233 
.0233 

.0387 
.0436 
.0403 
.0653 
.0647 

.0377 
.0376 

.0796 
.0006 
.1420 

.1026 
.1023 


Jiice. 
.0044 
.0042 


Ultimate strength. 




158,664 
173,088 
187,512 
201,036 
216,360 








.0138 

.0137 
.0136 






230,784 
245,208 
250,632 




.0806 

.0705 
.0707 







Oblique fracture near middle of length of column. 
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CONCRETE AND MORTAR COLUMNS. 
No. 1848. 



1:2:4 Mixture. 

Reenforced with eight \" Kahn bars as described for column cf 
test No. 1847. 




Composition by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 2; trap rock ($" to £"), 4. 

Age, set in air, 8 months 24 days. 

Weight of column, total, 1,211 pounds. 

Weight of concrete, 1,117 pounds^ 142.8 pounds per cubic foot. 

Weight of reenforcement, complete, 94 pounds. 

Height of column, 96.12 inches. 

Sectional area of column, gross, 11".95X12".06 = 144.12 square 
inches. 

Sectional area of Kahn bars, total, 8 X .50 X .50 = 2.00 square inches. 

Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 




Pound*. 


Pounds. 


Inch. 


Inch. 




14,412 


100 


o. 


0. 


Initial load. Loaded with 11,000 pounds before 
testing. 


21,618 


150 


.0020 


.0004 




28,824 


200 


.0038 


.0008 




36,030 


250 


.0058 


.0010 




43,236 


300 


.0077 


.0012 




50,442 


350 


.0094 


.0014 




57,648 


400 


.0112 


.0018 




64,854 


450 


.0129 


.0020 


, 


72,060 


500 


.0147 


.0022 




79,266 


550 


.0165 


.0025 




86,472 


600 


.0184 


.0028 


E (100-600)-1,603,000 pounds per square inch. 1 




600 
650 


.0187 
.0204 


.0029 




93,678 


100,884 
108,090 


700 
750 


.0221 
.0238 








115,296 


800 


.0257 






122,502 


850 


.0273 






129,708 


900 


.0293 






136,914 


950 


.0313 






144,120 


1,000 


.0330 


.0047 


E (600-1,000) -1,575,000 pounds per square inch. 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pounds. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,600 

600 
600 

100 
1,600 
1,700 
1,800 

600 
600 

1,806 


Inch. 
.0236 
.0236 

.0375 
.0422 
.0473 
.0534 
.0604 

.0353 
.0353 


Inch. 
.0048 
.0048 


Set after resting under initial load 16 hours. 
Ultimate strength. 




158,532 
172,044 
187,356 
201,768 
216,180 








.0124 

.0124 
.0124 

.0110 




"*23d,tt2" 
245,004 
259,416 


.0762 
.0884 
.1120 

.0764 
.0761 




.0538 

.0538 
.0538 




273,300 







Opened oblique and longitudinal cracks, 15" to 30" from lower end 
of column. 
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CONCRETE AND MOBTAB COLUMNS. 

No. 1840. 



1 :1J :3 Mixture. 

Reenforced with eight \" Kahn bars, as described for column of 
test No. 1847. 







Composition, by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 1J; trap rock (\" to $"), 3. 

Age, set in air, 8 months 25 days. 

Weight of column, total, 1,236 pounds. 

Weight of concrete, 1,144 pounds = 146.5 pounds per cubic foot. 

Weight of reinforcement, complete, 92 pounds. 

Height of column, 95.87 inches. 

Sectional area of column, gross, 11".92X12".09 = 144.11 square 
inches. 

Sectional area of Kahn bars, total, 8 X .50 X .50 =2.00 square inches. 

Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Set 




Pounds. 


Pounds. 


Inch. 


/nee. 




14,411 


100 


o. 


a 


Initial load. Loaded with 11,000 pounds before 
testing. 


21,617 


150 


.0013 


.0002 




28,822 


200 


.0025 


.0004 




36,028 


250 


.0040 


.0008 




43,233 


300 


.0056 


.0008 




60,439 


350 


.0071 


.0010 




67,644 


400 


.0082 


.0012 




64,850 


450 


.0096 


.0016 




72,065 


500 


.0109 


.0017 




79,261 


550 


.0122 


.0018 




86,466 


600 


.0135 


.0019 


E(100~600)-2,156,000 pounds per square inch. 




600 


.0137 


.0020 




93,672 


660 


.0149 






100,877 


700 


.0162 






108,063 


750 


.0176 






115,288 


800 


.0188 






122,494 


• 850 


.0200 






129,699 


900 


.0216 






136,905 
144, 110 


960 
1,000 


.0227 
.0242 




E(6O0-l,000)-2,174,000 pounds per square inch. 


.0034 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Bet. 


Pounds. 


Pound*. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,200 
2,300 
2,400 
2,500 

600 
600 

2,567 


Jndk. 
.0165 
.0165 

.0269 
.0293 
.0321 
.0354 
.0879 

.0306 
.0205 

.0431 
.0458 
.0488 
.0528 
.0669 

.0285 
.0284 

.0658 
.0730 
.0633 
.0928 
.1093 

.0667 
.0664 


Inch. 
.0034 
.0034 


E(l,000-2,000)— 2,000,000 pounds per square Inch. 
Ultimate strength. 




158,521 
173,932 
187,343 
201,754 
216,165 








.0054 

.0054 
.0054 




230,576 
244,967 
259,398 
273,809 
288,220 








.0111 

.0111 
.0111 




302,631 
317,042 
331,453 
345,864 
360,376 








.0505 

.0605 
.0506 




370,000 







Opened an oblique fracture along middle of height of column. 
Reinforcing bars buckled outward as the fracture was developed. 
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CONCRETE AND MOBTAB COLUMNS. 

No. 1850. 



1:1J:3 Mixture. 

Reenforced with eight \" Kahn bars, as described for column of 
test No. 1847. 







It. 92 



Composition, by volume: Saviors Portland cement, 1; sand (10- 
mesh sieve), 1J"; trap rock (J to J"), 3. 

Ace, set in air, 8 months 26 days. 

Weight of column, total, 1,252 pounds. 

Weight of concrete, 1,158 pounds =147.4 pounds per cubic foot. 

Weight of reenforcement, complete, 94 pounds. 

Height of column, 96.05 inches. 

Sectional area of column, gross, ll".92xl2".15 = 144.83 square 
inches. 

Sectional area of Kahn bars, total, 8 X .50 X .50 — 2.00 square inches. 

Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pounds. 
14,483 

21,725 
28,966 
36,208 
43,449 
50,691 
57,932 
65,174 
72,415 
79,657 
86,898 


Pounds. 
100 

150 
200 
250 
300 
350 
400 
450 
500 
550 
600 

600 

650 
700 
750 
800 
850 
900 
950 
1,000 


Inch. 
0. 

.0008 

.0017 
.0025 
.0037 
.0047 
.0058 
.0068 
.0078 
.0068 
.0098 

.0099 

.0110 
.0120 
.0130 
.0140 
.0152 
.0163 
.0175 
.0186 


Inch. 
0. 

.0001 
.0003 
.0004 
.0005 
.0007 
.0008 
.0006 
.0009 
.0011 
.0013 

.0013 


Initial load. Loaded with 12,000 pounds before 
testing. 

E (100-600)- 2,941,000 pounds per square Inch. 
E (600-1,000)- 2,532,000 pounds per square inch. 


94,140 
101,381 
108,623 
115,864 
123,106 
130.347 
137.589 
144,830 














.0022 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pound*. 


Pounds. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,600 

600 
600 

1,600 
1,700 
1.800 
1,900 
2,000 

600 
600 

2,100 
2,200 
2,300 
2,400 
2,600 

600 
600 

2,600 
2,693 


Inch. 
.0120 
.0120 

.0210 
.0232 
.0256 
.0280 
.0305 

.0150 
.0150 

.0335 
.0359 
.0381 
.0411 
.0445 

.0198 
.0190 

.0496 
.0532 
.0568 
.0617 
.0689 

.0334 
.0333 

.0840 


Inch. 
.0022 
.0022 


E( 1,000-2,000)- 2,381,000 pounds per square Inch. 
Ultimate strength. 




159,313 
173,796 
188,279 
202,762 
217,246 








.0041 

.0039 
.0040 




231,728 
246,211 
260,694 
275,177 
289,660 




• 




.0071 

.0070 
.0C63 




304,143 
318,626 
333,109 
347,593 
362,075 








.0197 

.0196 
.0196 




376,558 
390,000 









Opened oblique and longitudinal cracks in lower 2 feet of length of 
column. 
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CONCRETE AND MOBTAB COLUMNS. 
No. 1851. 



1:1:2 Mixture. 

Reenforced with eight J" Kahn bars, aa described for column of 
test No. 1847. 
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Composition, by volume: Saylor's Portland cement, 1; sand (10- 
mesh sieve), 1 ; trap rock i\" to J"), 2. 

Age, set in air, 9 months 2 days. 

Weight of column, total, 1,270 pounds. 

Weight of concrete, 1,175 pounds = 149.7 pounds per cubic foot. 

Weight of reenforcementj complete, 95 pounds. 

Heijpit of column. 96.06 inches. 

Sectional area or column, gross, 11".95X 12". 11 — 144.71 square 
inches. 

Sectional area of Kahn bars, total, 8 X .50 X .50 = 2.00 square inches. 

Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pounds. 
14,471 

21,707 
28,942 
36,178 
43,413 
50,649 
57,884 
65,120 
72,366 
79,501 
86,826 


Pounds. 
100 

150 
200 
250 
800 
350 
400 
450 
500 
550 
600 

600 

650 
700 
750 
800 
850 
900 
950 
1,000 


Inch. 
0. 

.0005 

.0010 
.0018 
.0027 
.0034 
0042 
.0050 
.0060 
.0069 
.0078 

.0078 

.0087 
.0095 
.0104 
.0113 
.0123 
.0131 
.0141 
.0151 


Inch. 
0. 

0. 

0. 
.0002 
.0004 
.0005 
0005 
.0005 
.0006 
.0007 
.0008 

.0009 


Initial load. Loaded with 12,000 pounds before 
testing. 

E (100-600)-3,571,000 pounds per square men. 
E (600-1 ,000) -3,126,000 pounds per square Inch. 


94,062 
101,29/ 
108,533 
115,768 
123,004 
130,239 
137,475 
144,710 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pound*. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,100 
2,200 
2,300 
2,400 
2,600 

600 
600 

2,600 
2,700 
2,800 
2,900 
3,000 

600 
600 

3,393 


Inch. 
.0091 
.0091 

.0173 
.0194 
.0211 
.0232 
.0251 

.0110 
.0110 

.0277 
.0296 
.0316 
.0336 
.0359 

.0136 
.0134 

.0387 
.0413 
.0438 
.0469 
.0502 

.0191 
.0188 

.0551 
.0590 
.0625 
.0677 
.0721 

.0304 
.0300 


Inch. 
.0017 
.0017 


E (1,000-2,000)— 2,762,000 pounds per square inch. 

E (2,000-3,000) -2,358,000 pounds per square inch. 
Ultimate strength. 




169,181 
173,662 
188,123 
202,694 
217,066 








.0028 

.0028 
.0028 




231,636 
246,007 
260,478 
274,949 
289,420 








.0044 

.0044 
.0043 




303,891 
318,362 
332,833 
347,304 
361,776 








.0083 

.0082 
.0087 




376,246 
390,717 
405,188 
419,669 
434,130 








.0194 

.0191 
.0190 




491,000 







Opened an oblique line of fracture across column at middle of its 
height. 

H. Doc. 1322-W-2 18 
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CONCBETE AND MOBTAB COLUMNS. 
No. 1852. 



1:1:2 Mixture. 

Reenforced with eight \" Kahn bars, as described for column of 
test No. 1847. 




Composition by volume: Saylor's Portland cement, 1; sand 
(10-mesh sieve), 1; trap rock (J" to £"), 2. 

Ace, set in air, 9 months 6 days. 

Weight of column, total, 1,235 pounds. 

Weight of concrete, 1,142 pounds = 145.5 pounds per cubic foot. 

Weight of reenforcementg complete, 93 pounds. 

Height of column, 96.17 mches. 

Sectional area of column, gross, 11".91X 12". 13 — 144.47 square 
inches. 

Sectional area of Kahn bars, total, 8 X .50 X .50 =2.00 square inches. 

Gauged length, 50". 



~ Applied loads. 


In Banged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 
14,447 

21,671 
28,894 
36,118 
43,341 
50,565 
57,788 
65,012 
72,235 
79,459 
86,682 


Pounds. 
100 

150 
200 
250 
300 
350 
400 
450 
500 
550 
600 

600 

650 
700 
750 
800 
850 
900 
950 
1,000 


Inch. 
0. 

.0004 
.0010 
.0019 
.0027 
.0038 
.0047 
.0057 
.0068 
.0079 
.0089 

.0090 

.0102 
.0113 
.0123 
.0137 
.0144 
.0159 
.0173 
.0194 


Inch. 
0. 

a 

.0002 
.0003 
.0003 
.0004 
.0005 
.0006 
.0008 
.0008 
.0009 

.0010 


Initial load. Loaded with 8,000 pounds before 
testing. 

E (100-600) -3, 125,000 pounds per square Inch. 
E (600-1,000)— 2,174,000 pounds per square Incb. 


93,906 
101,129 
108,353 
115,570 
122,800 
130,023 
137,247 
144,470 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pounds. 
600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 

600 
600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
600 

2,18t 
2,200 
2,300 
2,400 
2,500 

600 
600 

2.600 
2.700 
2,800 


Inch. 
.0111 
.0110 

.0213 
.0237 
.0260 
.0287 
.0314 

.6144 
.0144 

.0343 
.0378 
.0403 
.0434 
.0466 

.0208 
.0202 

.0684 

.0561 
.0602 
.0649 
.0736 

.0351 
.0846 

.0852 
.0931 


Inch. 
.0022 
.0022 


E (1,000-2,000)— 2,252,000 pounds per square Inch. 
Ultimate strength. 




158,917 
173,364 
187,811 
202,258 
216,705 






.0039 

.0039 
.0039 




231,152 
245,599 
260,046 
274,493 
288,940 








.0072 

.0071 
.0071 




308,387 
317,834 
332,281 
346,728 
361,175 








.0211 

.0210 
.0208 




375,622 
390,069 
404,516 











Opened oblique cracks about 9" from upper end of column. 
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CONCRETE AND MOBTAB COLUMNS. 
No. 1853. 



1 : 1 Mortar. 

Plain column, without reenforcing metal. 



// 90 



O 

3 



Composition, by volume: Sayloi^s Portland cement, 1; sand 
(10-mesh sieve), 1. 
Age, set in air, 9 months 28 days. 
Weight of column, total, 1,043 pounds. 

Weight of concrete, 1,043 pounds = 130.8 pounds per cubic foot. 
Height of column, 95.70 inches. 

Sectional area, 11".90X12".10= 143.99 square inches. 
Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 




Pound*. 


Pound: 


Inch. 


Inch. 




14,399 


100 


o. 


a 


Initial load. Loaded with 9,000 pounds before 
testing. 


21,599 


150 


.0009 


.0001 




28,798 


200 


.0018 


.0002 




35,998 


250 


.0027 


.0002 




43,197 


300 


.0038 


.0003 




50,397 


350 


.0047 


.0004 




57,596 


400 


.0059 


.0005 




64,796 


450 


.0069 


.0005 




71,995 


500 


.0082 


.0007 




79,195 


550 


.0089 


.0008 




86,394 


600 


.0100 


.0009 


E (100-600) -2.747,000 pounds per square inch. 




600 
650 


.0100 
.0112 


.0009 




93,594 


100,793 


700 


.0124 






107,993 


750 


.0134 






115,192 


800 


.0145 






122,302 


850 


.0157 






129,591 
136,791 


900 


.0169 




■ 


950 


.0183 






143,990 


1,000 


.0196 


.0021 


E (600-1.000) - 2,381,000 pounds per square Inch. 




600 
600 

1,100 
1,200 
1,300 
1,400 
1,500 


.0118 
.0117 

.0217 


.0021 
.0019 






158,389 
172,788 
187,187 


.0241 






.0264 






"01,686 


.0287 






15,985 


.0311 


.0033 
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Applied loads. 


In ganged lengths. 


Remarks. 


Total. 


Per square 
Inch. 


Compres- 
sion. 


Set 


Pounds. 


Pounds. 
600 
600 

1,600 
1,700 
1,800 
1,900 
2,000 

600 
100 
600 

2,100 
2,200 
2,300 
2,400 
2,500 

600 
600 

3,382 


JfM*. 

.0131 
.0131 

.0332 
.0355 
.0377 
.0403 
.0429 

.0156 


In*. 
.0032 
.0032 


E (1,000-2,000)— 2,500,000 pounds per square 
inch. 

Set after resting under initial load J hour. 
Ultimate strength. 




230,384 
244,783 
259,182 
273,581 
287,980 








.0064 

.0062 
.0040 
.0041 






.0142 

.0465 
.0483 
.0510 
.0538 
0568 

.0185 
.0185 


302,379 
316,778 
331,177 
345,576 
359,975 








.0080 

.0079 
.0079 




487,000 







Column failed 2} feet from upper end. Opened oblique cracks. 
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CONCBETE AND MOfcTAB C0LTTMN8. 
No. 1854. 



1 : 2 Mortar. 

Plain column, without reenforcing metal. 



tLQS 



to 



Composition, by volume: Saylor's Portland cement, 1; sand 
(10-mesh sieve), 2. 
Age, set in air, 10 months 13 days. 
Weight of column, total, 1,020 pounds. 

Weight of concrete, 1,020 pounds — 126.3 pounds per cubic foot. 
Height of column, 96.03 inches. 

Sectional area, 11" .95X12" .16=145.31 square inches. 
Gauged length, 50". 



Applied loads. 


In gauged length. 


Remarks. 










Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 




Pounds. 


Pounds. 


Inch. 


Inch. 




14,531 


100 


0. 


0. 


Initial load. Loaded with 8,000 pounds before 
testing. 


21,797 


150 


.0011 


a 




29,062 


200 


.0022 


.0001 




36,328 


250 


.0033 


.0001 




43,593 


300 


.0043 


.0003 




50,859 


350 


.0070 


.0006 




58,124 


400 


.0066 


.0006 




65,390 


450 


.0077 


.0007 




72,655 


500 


.0088 


.0007 




79,921 


550 


.0099 


.0008 




87,186 


600 


.0110 


.0009 
.0006 


E (100-600)- 2,475,000 pounds per square inch. 
Set after resting 1 hour. 




600 
650 


.0109 
.0120 


.0009 




94,452 


101, 707 


700 


.0132 






108,983 


750 


.0144 






116,248 


800 


.0158 






123,514 


850 


.0171 






130,779 


900 


.0184 






138,045 


950 


.0198 






145,310 


1,000 


.0212 


.0023 


E (600-1 ,000)- 2,273,000 pounds per square Inch. 




600 
600 

1,100 


.0123 
.0123 

.0237 


.0022 
.0022 






159,841 


174,372 


1,200 


.0268 






188,903 


1,300 


.0300 






203,434 


1,400 


.0326 






217,965 


1,500 


.0356 


.0060 
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Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pounds. 

600 
600 

1,600 
1,760 
1,800 
1,900 
2,000 

600 
600 

2,583 


Inch. 
.0154 
.0155 

.0390 
.0424 
.0467 
.0503 
.0538 

.0212 
.0211 


.0048 
.0048 


E (1 000-2,000)- 1,976,000 pounds per square inch. 
Ultimate strength. 




232,496 
247,027 
261,568 
276,089 
290,620 








.0096 

.0096 
.0095 




375,400 







Column failed 2 feet from upper end, developing oblique pyramidal 
fracture and longitudinal fissure. 
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BRICK. 

COMPRESSION TESTS OF BRICK CONTRIBUTED 

BY MEMBERS OF THE NATIONAL BRICK 

MANUFACTURERS' ASSOCIATION 

OF THE UNITED STATES 

OF AMERICA. 
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SANDSTONE. 

COMPRESSION TESTS OF SANDSTONE RECEIVED FROM 
THE WEST VIRGINIA GEOLOGICAL SURVEY. 

Samples were finished on a rubbing bed. The ends were finished flat and tests 
were made without plaster or other facing. 
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SANDSTONE. 

COMPRESSION TESTS OF SANDSTONE. 

From Kings Creek Quarry Company. 



Marks. 


Description. 


Dimensions. 


Sec- 
tional 
area. 


First 
crack. 


Ultimate strength. 


Height 


Compressed 
surface. 


TotaL 


square 
inch. 


Ai 
As 
A. 

A* 


Top L. Buff 


Indus. 
3.99 
3.96 
3.98 
3.91 


Inches. 
4.00 
3.99 
3.98 
3.92 


Indus. 
4.01 
3.98 
3.96 
3.93 


8q.hu. 
16.04 
15.88 
15.76 
15.41 


Pounds. 
137,200 
217,500 
205,500 
156,900 


Pounds. 
140,200 
217,500 
205,500 
156,900 


Pounds. 
8,740 
13,700 
13,040 
10,180 


First L. Gray 

First L. Gray 

Second L. Buff 



From the Coal and Coke Railway, Gassaway, W. Va. 



Marks. 



Bi 

Bi 
B, 
B, 
Bi 
B> 



Description. 



Dark buff. Coarse 

grain 

do 

Green. Fine grain.. . 

do 

Gray. Fine grain — 
do 



Dimensions. 



Height 



Indus. 

3.55 
3.93 
3.95 
3.89 
3.96 
3.92 



Compressed 
surface. 



Inches. 

3.81 
3.98 
3.93 
3.93 
3.99 
3.92 



Inches. 

3.81 
3.97 
3.93 
3.92 
4.00 
3.93 



Sec- 
tional 
area. 



Sq.ins. 

14.52 
15.80 
15.44 
15.41 
15.96 
15.41 



First 
crack. 



Pounds. 

101,400 
141,000 
193,700 
192,400 
129,900 
121,900 



Ultimate strength. 



TotaL 



Pounds. 

101,400 
141,000 
193,700 
192,400 
120,900 
121,900 



Per 
square 
inch. 



Pound*. 

6,980 
8,920 
12,550 
12,480 
8,140 
7,910 



From the Coal and Coke Railway, Gassaway, W. Va. 



Marks. 



Description. 



Gray.. 
....do. 
....do. 
....do. 
....do. 
....do. 



Dimensions. 



Height 



Inches. 

3.81 
3.79 
3.96 
3.78 
3.90 
3.88 



Compressed 
surface. 



Inches. 
3.81 
3.79 
3.95 
3.78 
3.90 
3.89 



Inches. 
3.79 
3.79 
3.96 
3.78 
3.91 
3.89 



Sec- 



Sq. ins. 
14.44 
14.36 
15.64 
14.29 
15.25 
15.13 



First 
crack. 



Pounds. 
169,800 
170,400 
198,700 
200,200 
179,600 
187,400 



Ultimate strength. 



Total. 



Pounds. 
169,800 
170,400 
198,700 
200,200 
179,600 
187,400 



Per 
square 
inch. 



Pounds. 
11,760 
11,870 
12,700 
14,010 
11,780 
12,390 



From Elkins (?), W. Va. 



Marks. 


Description. 


Dimensions. 


Sec- 
tional 
area. 


First 
crack. 


Ultimate strength. 


Height. 


Compressed 
surface. 


Total. 


Per 
square 
Inch. 


D 
D 


Buff 


Inches. 

3.88 
4.00 


Inches. 
3.88 
4.00 


Inches. 
3.88 
3.99 


Sq. tot. 
15.05 
15.96 


Pounds. 
98,600 
105,000 


Pounds. 
98,600 
105,000 


Pounds. 
6,550 
6,580 


do 



SANDSTONE. 
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From W. H. Bat&on & Co. (formerly Mountain State Stone 
Co.), Hundred, W. Va. 



Marks. 


Description. 


Dimensions. 


Sec- 
tional 
area. 


First 
crack. 


Ultimate strength. 


Height. 


Compressed 
surface. 


Total. 


Per 
square 
inch. 


3E 
3E 
3£ 
3E 
3E 
30 


Buff 


Inches, 
3.91 
4.00 
3.98 
3.82 
4.00 
3.92 


Inches. 
3.96 
4.02 
4.03 
3.81 
4.02 
3.93 


Inches. 
3.95 
4.00 
4.02 
3.81 
4.02 
3.93 


Sq.tos. 
15.64 
16.08 
18.20 
14.52 
16.16 
15.44 


Pounds. 
134,200 
139,900 
106,200 
94,000 
139,800 
134,000 


Pounds. 
134,200 
139,900 
106,200 
94,000 
139,800 
134,000 


Pounds. 
8,580 
8,700 
6,560 
6,470 
8,650 
8,680 


do 

do 

do 


do 

do 





From J. A. Connelly, Littleton, Wetzel County, W. Va. 



Marks. 



4H 

4H 

4H 

4H 

4H 

4H 

4T 

4 

4 

4 

4 

4 

4 



Description. 



Inches. 
3.89 
3.72 
3.86 
3.77 
3.85 
3 82 
Gray. (Blue). I 3! 82 



Buff. (Brown). 

....do 

....do 

....do 

....do 

do. 



Dimensions. 



Height. 



do. 
....do.. 
....do.. 
....do.. 
....do.. 
....do.. 






3.82 
3.83 
3.64 
3.65 
3.80 
3.78 



Compressed 
surface. 



Sec- 
tional 
area. 



Inches. 
3.88 
3.80 
3.87 
3.79 
3.85 
3.82 
3.82 
3.82 
3.82 
3.63 
3.65 
3.79 
3.81 



I 



Inches. 
3.88 
3.80 
3.87 
3.79 
3.85 
3.82 
3.81 
3.83 
3.82 
3.63 
3.65 
3.84 
3.81 



Sq. ins. 
15.05 
14.44 
14.98 
14.36 
14.82 
14.59 
14.55 
14.63 
14.59 
13.18 
13.32 
14.55 
14.52 



First 
crack. 



Pounds. 
112,200 
89,000 
119,800 
110,600 
105,000 
117,100 
197,200 
192,600 
205,000 
199,800 
111,200 
119,000 
119,200 



Ultimate strength. 



Total. 



Pounds. 
122,000 
97,000 
119,800 
110,600 
105,000 
117,100 
197,200 
192,600 
206,000 
199,800 
111,200 
121,000 
119,200 



Per 
square 
inch. 



Pounds. 
8,110 
6,720 
8,000 
7,700 
7,090 
8,030 
13,550 
13,160 
14,120 
15,160 
8,350 
8,320 
8,210 



From Hoover & Kinnear, Murrayville, W. Va. 



Marks. 


Description. 


Dimensions. 


Sec- 
tional 
area. 


First 
crack. 


Ultimate strength. 


Height. 


Compressed 
surface. 


Total. 


Per square 
inch. 


C 
C 
C 
C 


Buff 


Inches. 
3.99 
3.88 
5.93 
8.00 


Inches. Inches. 
3. 99 3. 99 


Sq. ins. 
15.92 
15.05 
34.99 
64.08 


Pounds. 
65,200 
74,500 
169,200 
463,000 


Pounds. 
65,200 
74,500 
169.200 
463.000 


Pounds. 
4.100 
4,950 
4,840 
7,230 


do 

do 


3.88 
5.91 
8.01 


3.88 
5.92 
8.00 


do 





288 sandstone. 

From Georges Creek Coal and Iron Co. 



Marks. 


Description. 


Dimensions. 


Sec- 
tional 
area. 


First 
crack. 


Ultimate strength. 


Height. 


Compressed 
surface. 


Total. 


Persquare 
inch. 


7J 
7J 
7J 
7J 
7J 
7J 
7J 
7K 
7K 
7K 
7K 
7K 


Buff. Fine grained . . 
do :. 


Inchea. 
3.76 
3.76 
3.73 
3.91 
3.81 
3.85 
3.77 

* 3.88 
3.90 
3.97 
3.94 
3.90 


Inches. 
3.77 
3.78 
3.78 
3.89 
3.88 
3.84 
8.82 
3.96 
3.93 
3.93 
3.94 
3.93 


Inches. 
8.79 
3.73 
3.74 
3.87 
3.87 
3.87 
3.86 
3.93 
3.96 
3.94 
3.95 
3.91 


Sq. ins. 
14.29 
14.10 
14.14 
15.05 
15.02 
14.86 
14.75 
15.56 
15.56 
15.48 
15.66 
15.37 


Pounds. 
128,000 
135,200 
105,000 
119,800 
117,400 
122,000 
169,700 
181,000 
163,000 
149,000 
164,500 
161,600 


Pound*. 
128,600 
135,200 
125,400 
119,800 
117,400 
122,900 
169,700 
181,000 
170,900 
165,700 
164,500 
161,600 


Pounds. 
9,000 
9,590 
8,870 
7,960 
7,820 
8,270 
11,510 
11,630 
10,980 
10,700 
10,570 
10,510 


do 


Buff. Coarse grained . 
do 


.....do 

Gray 


J . 

do 

do 

do 

do 


do 





From Quarry Owned by Hon. Arthur G. Dayton, Philippi, W.Va. 



Marks. 


Description. 


Dimensions.* 


Sec- 
tional 
area. 


First 
crack. 


Ultimate strength. 


Height 


Compressed 
surface. 


Total. • 


Persquare 
inch. 


L8 
L8 
L8 
L8 
L8 
L8 


Buff 


Inches. 
3.90 
3.91 
3.91 
3.88 
3.98 
3.97 


Inches. 
3.89 
3.91 
390 
3.99 
4.01 
3.99 


Inches. 
3. 91 
3.92 
3.89 
4.00 
4.01 
3.99 


Sq.ins. 
15.21 
15.33 
15.17 
15.96 
16.08 
15.92 


Pounds. 
147,000 
172,000 
182,000 
201,000 
194,000 
179,000 


Pound*. 
165.800 
180,200 
197,500 
207,000 
205,300 
202,500 


Pounds. 
10,900 
11,750 
13,020 
12,970 
12, no 
12,720 


do 

do 

do 

do 

do 





From James D. Crump, near Alderson, W. Va. 



Marks. 


Description. 


Dimensions. 


Sec- 
tional- 
area. 


First 
crack. 


Ultimate strength. 


Height. 

Inches. 
3.85 
3.94 
3.96 
3.97 
3.90 
3.96 


Compressed 
surface. 


Total. 


Per 
square 
inch. 


M 10 
M 10 
M 10 
M 10 
M 10 
M 10 


Brown 


Inches. 
3.90 
3.96 
3.97 
3.98 
3.96 
3.98 


Inches. 
3.90 
3.98 
3.98 
3.97 
3.95 
3.98 


Sq.ins. 
15.21 
15.76 
15.80 
15.80 
15.64 
15.84 


Pounds. 
356,000 
299,000 
374,000 
371,000 
258,000 
354,500 


Pounds. 
356,000 
392,500 
375,500 
373,000 
258,000 
354,500 


Pounds. 
23,410 
24,900 
23,770 
23,610 
16,500 
22,380 


do 

do 

do 

do 

do 



From C. D. Merrick, Farkersburo, W. Va. 



Marks. 


Dimensions. 


Sectional 
area. 

Sq. ins. 
15.92 
16.00 
16.20 
16.12 


First 
crack. 

Pounds. 
127,300 
86,500 
95,600 
89,100 


Ultimate strength. 


Height. 


Compressed surface. 


Total. 


Persquare 
inch. 




Inches. 
3.97 
3.95 
3.99 
4.00 


Inches. 
3.98 
4.00 
4.00 
4.00 


Inches. 
4.00 
4.00 
4.05 
4.03 


Pounds. 
132,400 
89,900 
99,700 
91,300 


Pounds. 
8,320 
5,620 
6,150 
5,660 











ramidal fractures. 
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CHILLED CAST IRON. 



COMPRESSION TESTS OF CHILLED CAST-IRON SPECIMENS FOR THE 
BUREAU OF STANDARDS, WASHINGTON, D. C. 

Compression measurements taken from face to face of compression 
platforms of the testing machine. 



MARKED "1" A 




MEAN SECTIONAL AREA, 1.004 SQUARE INCH. 




Pounds. 
1,004 
5,020 
10,040 
15,060 
20,080 
25,100 
90,120 
35,140 
40,160 
45,180 
50,200 



Per square 
inch. 


Compres- 
sion. 


Pound*. 


Inch. 


1,000 


0. 


5,000 


.0007 


10,000 


.0016 


15,000 


.0024 


20,000 


.0031 


25.000 


.0036 


30,000 


.0043 


35,000 


.0048 


40,000 


.0053 


45,000 


.0058 


50,000 


.0065 


50,000 


.0065 



Inch. 
0. 



-.0005 



Compression platforms changed. 



-.0005 
-.0005 



1,004 


1,000 


a 


50,200 


50,000 


.0058 


60,240 


60,000 


.0069 


70,280 


70,000 


.0081 


80,320 


80,000 


.0097 


90,360 


90,000 


.0118 


95,380 


95,000 


.0131 


100,400 


100,000 


.0143 


50,200 


50,000 


.0080 


100,400 


100,000 


.0147 


110,440 


110,000 


.0209 


135,800 


135,260 







.0021 



Initial load. 



Micrometer reset at 0. 



Ultimate strength. 



Opened oblique shearing cracks along one end of specimen, opposite 
end apparently unaffected by the test. 



CHILLED CAST IBON. 
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MARKED "2 



» * 




^~ i.00i 

MEAN SECTIONAL AREA, 1 SQUARE INCH. 



Applied loads. 


In gauged length. 


Remarks. 


Total. 


Per square 
inch. 


Compres- 
sion. 


Set. 


Pounds. 


Pound*. 
1,000 
10,000 
20,000 
30,000 
40,000 
45,000 
50,000 
60,000 
npression pl 
1,000 
60,000 
55,000 
60.000 
66,000 
70,000 
75,000 
80,000 
85,000 
90,000 
95,000 
100,000 
110,200 


Inch. 

o. 

.0014 
.0031 
.0048 
.0070 
.0088 
.0109 
.0111 
atforms chai 

a 

.0069 
.0084 
.0112 
.0143 
.0182 
.0221 
.0268 
.0322 
.0390 
.0471 
.0690 


Inch. 

a 


Initial load. 
Micrometer reset at 0. 

Ultimate strength. 














.0012 






.0036 
.0040 
lged. 
0. 




Coi 


















.0084 














.0252 






.0432 











Opened oblique shearing cracks along one end of specimen, opposite 
end apparently unaffected by the test. 



WIRE STRANDS CLAMPED WITH WIRE-ROPE CLIPS. 



MATERIAL RECEIVED FROM UNITED STATES 
ENGINEER CORPS, MEMPHIS, TENN. 
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294 WIBE STRANDS CLAMPED WITH WIRE-ROPE CLIPS. 

WIRE STRANDS CLAMPED WITH WIRE-ROPE CLIPS. 
Nuts on clips tightened, using a 6-inch wrench. 



Style of clips and number. 



Site of wire 
strands. 



Tensile resistance. 



2 Old Style Crosby J* 

2 New Style Crosby J* 

2 Cincinnati High Ouard i" 

2 Cincinnati Low Ouard)* 

Galvanized: 

2 Cincinnati High Ouard J* 

2 Cincinnati Low Ouard ¥ 

2 Old Style Crosby ** 

2 Old Style Crosby {* 

2 Old Style Crosby A* 

2 New Style Crosby \' 

2 Cincinnati Low Ouard A" 

Galvanized: 2 Cincinnati Low Ouard A* 
2 Old Style Crosby A* 

2 New 8tyle Crosby A* 

2 Cincinnati Low Guard A* 

Galvanized: 2 Cincinnati Low Ouard A" 




Pound*. 
1,850 
1,420 
1,900 
2,100 

2,700 
3.280 
2,200 
2,550 
3,200 
1,900 
1.300 
1,600 
2,740 
1.980 
1,320 
1,720 



Pounds. 
2,540 
1,850 
2,550 



2,450 
(«) 

>3,600 
2,200 



(*) 



« Fractured J* strand. 



b Two wires fractured. 



c }" strand fractured. 



Under the heading "Tensile resistance" there are two columns of 
results. It was found in some cases, after the clips had been drawn 
together, that a higher resistance was encountered than that which 
was necessary to start a movement of the wire strands. When this 
second maximum resistance occurred, the figures indicating same 
are shown in the second column. 
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MONEL METAL. 
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SHOT LINES. 



MATERIAL RECEIVED FROM UNITED STATES 
LIFE-SAVING SERVICE. 
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SHOT LINES. 
SHOT LINES. 



Taper shot line No. 7. 

Waterproofed. 

Length between pins, 3 feet. 



No. of 
coil. 


Diameter 
of line. 


End of coil 
tested. 


1 Tensile 
1 strength. 


Parted. 


1 
1 
1 
1 
2 
2 
2 
2 
2 
3 
3 
3 
3 
3 


Inch. 
.15 
.15 
.21 
.21 
.22 
.22 
.22 
.15 
.15 
.15 
.15 
.22 
.22 
.22 


Inside 

do 

Outside.... 
do 

Inside 

do 

do 

Outside 

do 

Inside 

do 

Outside.... 

do 

do 


Pound$. 

174 
175 
378 
375 
360 
335 
329 
176 
170 
174 
184 
280 
346 
327 


At the pin. 

Do. 
8" from the pin. 
12" from the pin. 
At the pin. 

Do. 

Do. 

Do. 

Do. 
6" from the pin. 
At the pin. 

Do. 

Do. 

Do. 



RUBBER. 
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EXJBBBB. 
TENSILE TESTS OF RUBBER. 



Length of samples over all, about 6 inches. 
Elongations measured on gauged length of 2' 



Marks. 


Description. 


Dimensions. 


Sec- 
tional 
area. 


Tensile strength. 






Set 
after 
elonga- 
tion of 

3". 


Width. 


Thick- 
ness. 


Total. 


Per 

square 
inch. 


Elongation 
in 2". 


-85NQ.1 
Do. 




Inch. 
.62 
.62 
.68 
.64 
.70 
.68 


Inch. 
.60 
.53 
.50 
.50 
.53 
.52 


Sq.in. 
.310 
.329 
.340 
.320 
.371 
.354 


Pound*. 
220 
215 
236 
225 
280 
255 


Pounds. 
710 
653 
604 
703 
755 
720 


Inch*. 
6.60 
6.70 
6.40 
6.80 
6.40 
6.40 


Perct. 
330 
335 
320 
340 
320 
320 


Inch. 

"".is" 

"."26" 
"a.20" 




.85 No. 2 
Do. 

(None). 
Do. 













LOT "A." VULCANIZED AND ROLLED AT WATERTOWN ARSENAL. 



.60 
.60 
.60 
.60 


Not ground 


.61 
.63 
.57 

.64 


.50 
.50 
.45 

.44 


.305 
.315 
.257 

.282 


101 
198 
143 

143 


626 
629 
556 

507 


5.80 
4.50 
4.60 

4.00 


290 
225 
230 

200 


"".as" 


do 

Ground on bottom side 
Ground on top and bot- 
tom 





LOT "B." 



VULCANIZED AND ROLLED AT WORKS OF 8TOWE & WOODWARD, CAM- 
PELLO, MASS. 



.60 
.60 
.60 
.60 


Not ground 


.49 
.50 
.50 

.53 


.48 
.42 
.42 

.37 


.235 
.210 
.210 

.196 


102 
100 
105 

106 


434 
476 
500 

541 


3.45 
3.80 
4.15 

4.50 


172.5 

190 

207.5 

225 




Ground on bottom side 

do 

Ground on top and bot- 
tom 





LOT "C ' 



VUIX3ANIZED AND ROLLED AT WORKS OF STOWE & WOODWARD, CAM- 
PELLO, MASS. 



.85 
.85 
.85 
.85 


N«t ground 


.49 
.52 
.49 

.51 


.50 
.44 
.43 

.38 


.245 
.229 
.211 

.194 


215 
222 
198 

200 


878 
969 
938 

1,031 


6.75 
6.85 
6.75 

7.06 


337.5 
342.5 
337.5 

352.5 




Ground on bottom side 

do 

Ground on top and bot- 
tom 





RUBBER TAKEN FROM WHEELS. 



Dark... 


.50 
.50 
.50 
.50 

.58 
.58 
.63 
.53 


.42 
.42 
.41 
.41 

.33 
.33 
.33 
.33 


.210 
.210 
.205 
.205 

.191 
.191 
.175 
.175 


131 
126 
116 
112 

46 
52 
38 
41 


624 
600 
566 
546 

241 
272 
217 
234 


5.10 
4.40 
4.15 
5.20 

3.20 
3.80 
2.20 
2.60 

____ _ 


255 
220 
207.5 
260 

160 
190 
110 
130 




Do.! 


Do. 1 


Do. 




Light.. 




Do. 




Do. 




Do. 







a Set after five minutes' rest, ".20. 



PHOTOGRAPHIC BLUEPRINT AND 
BROWN-PRINT PAPER. 
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BLUE-PRINT AND BBOWN-PBINT PAPEB. 



TENSILE TESTS OF PHOTOGRAPHIC BLUE-PRINT AND BROWN-PRINT 

PAPER. 

Specimens received from the Ordnance Department, U. S. Army, 
Washington, D. C. 

Length of specimens over all, 5". 
Length of specimens between jaws, 3". 
Width of specimens, 1". 













Tensile strength. 


^-tSSi 


Specimens. 


Mean. 


Color. 


Marks. 


Taken out. 








area. 








■ 


















| Per 












1. 


2. 


3. 


Total, square 


















inch. 








Inch. 


Si. in. 
.0052 


Lb*. 


Lb*. 


Lb*. 


Lb*. 


Lb*. 


Blue... 


Technical Supply Co. 


Lengthwise. 
do. .i... 


.0052 


16.00 


15.75 


15.75 


15.83 


3,040 


Brown. 


do 


.0031 


.0031 


27.25 


28.00 


27.00 


27.42 


8,850 


Blue... 


J. H.Weil & Co 


do 


.0051 


.0051 


18.25 


17.75 


17.50 


17.83 


3,500 


Brown. 


do 


do 


.0027 


.0027 


10.50 


10.00 


10.25 


10.25 


3,800 


Blue... 


American Blue-Print 


do 


.0033 


.0033 


12.50 


12.75 


12.25 


12.60 


3,790 


Brown. 


Paper Co. 


do 


.0027 


.0027 


12.50 


12.75 


12.75 


12.67 


4,690 


Blue... 


KeufTelA EsserCo... 


do 


.0042 


.0042 


30.00 


29.25 


29.00 


29.42 


7,000 


Brown. 


do 


do 


.0036 


.0036 


16.50 


15.25 


15.25 


15.67 


4,350 


Blue... 


Dletzgen'sCo 


do 


.0049 


.0049 


1425 


16.00 


15,75 


15.33 


3,130 


Brown. 


do 


do 


.0036 


.0036 


12.25 


13.25 


12.50 


12.67 


3,520 


Blue... 


N. Y. Blue-Print 
Paper Co. 


do 


.0031 


.0031 


22.50 


22.25 




22.38 


7,220 



TENSILE TESTS OF SAME PAPER AFTER HAVING BEEN DEVELOPED 
AT WATER TOWN ARSENAL. 



Color. 


Marks. 


Taken out. 


Thick- 
ness. 


Sec- 
tional 
area. 


Tensile strength. 


Specimens. 


Mean. 


1 


2. 


Total. 


Per 
square 
inch. 


Blue... 
Brown. 
Blue... 
Brown. 
Blue... 

Brown. 


Technical Supply Co. 
do 

J. II. Well* Co 

do 

American Blue-Print 
Paper Co. 


Lengthwise. 

'.'.'.'.'.do'.'.'.'.'.'. 

do 

do 

.....do 

do 

do 

do 

do 

do 


Inch. 
.0053 
.0032 
.0052 
.0028 
.0034 

.0028 
.0044 
.0037 
.0051 
.0037 
.0032 


Sq.in. 
.0053 
.0032 
.0052 
.0028 
.0034 

.0028 

.0044. 

.0037 

.0051 

.0037 

.0032 


Lb*. 
15.25 
23.00 
16.25 
10.25 
12.25 

11.75 
26.25 
24.25 
13.75 
12.00 
21.75 


Lb*. 
16.00 
24.75 
17.50 
10.75 
12.00 

10.75 
2a 75 
23.75 
14.50 
11.75 


Lb*. 
15.63 
23.88 
16.88 
10.50 
12.13 

11.25 
27.50 
2400 
14.13 
11.88 
21.75 


Lb*. 
2,950 
7,460 
3,250 
3,750 
3,570 

4,020 
6,250 
6,490 
2,770 
3,210 
6,800 


Blue... 
Brown. 
Blue... 
Brown. 
Blue... 


Keuffel & EsserCo... 
do 

DieUgen'sCo 

do 

N. Y. Blue - Print 
Paper Co. 



Private Tests. 

Tests made for private parties during the fiscal year ended June 
30, 1908. 



Date. 



Material. 



Name. 



City and State. 



1907. 
July 1 
3 

3 
5 
11 

12 
13 
17 
17 
17 
19 
19 
20 

24 
24 
26 
26 
26 
Aug. 1 

6 
5 
7 

10 
13 

15 
16 
17 
17 
19 
19 
19 
19 
20 
21 
27 
27 
29 
Sept. 4 
6 
7 
9 

9 
10 
10 
16 
17 
17 
19 



Oct. 



Steel specimens. 
Cast iron 



Steel specimens. 

Manila rope 

Cast iron 



Steel specimens 

do:7. 

Cement brick 

Granite 

Cubes and briquettes. 

Concrete block 

Concrete 

Cast iron 



Concrete paving blocks 

Wire rope 

do 

Steel specimens 

do 

Bronze specimens 

Steel specimens 

do!7! 

do 

Cast iron 



Bronze specimens 

Cement building 

blocks. 
Steel specimens 

....dorr 

Concrete 

Marble 

Aluminum specimens. 
Nickel-steel tubing.... 

Cast-iron cap 

Lally patent columns . 

.y/Aoy/////.'.'.'.'.'.'.'.'.. 

Concrete 

Bronze 

Wrought iron 

Steel 

Concrete 

Bronze specimens 

Rating hydraulic 
gauge. 

Steel specimens 

....dofT: 

Wire rope 

Concrete 

Paper cores 

Concrete 

Manila rope 

Steel specimens 

do 

W rough t-lron bar 

Steel specimens 

Hooks and swivels 

Links and shackles 

Concrete cubes 

Steel specimens 

do 



The Wyman & Gordon Co 

The Davis & Farnum Manufac- 
turing Co. 

The Wyman & Gordon Co 

Columbian Rope Co 

The Davis & Farnum Manufac- 
turing Co. 

The Wyman 6t Gordon Co 

do.. 

Plymouth Cordage Co 

The T. A. Gillespie Co 

Merrimac Chemical Co 

J. R. Worcester 

Boston Transit Commission 

The Davis & Farnum Manufac- 
turing Co. 

Simpson Bros. Corporation 

Carson Trench Machine Co 

do 

Savage Anns Co 

The WVman <fc Gordon Co 

Victor Metals Co 

Savage Arms Co 

Boston Elevated Railway Co 

The Wyman & Gordon Co 

The Davis & Farnum Manufac- 
turing Co. 

Victor Metals Co 

Salterelli Bros 



The Wyman & Gordon Co 

General Electric Co 

Sherman & Edwards 

John G. Kerr 

Hood Rubber Co 

General Electric Co •.... 

United States Column Co 

....do 

do 

do 

Sherman & Edwards 

J. S. MacFarland 

B. M. Jones & Co., Inc 

Portland Iron and Steel Co 

Sherman <Sc Edwards 

Victor Metals Co 

The Ashcroft Manufacturing Co. 



The Wyman & Gordon Co... 

do 

Carson Trench Machine Co. . 
Boston Transit Commission . 
Spaulding & Tewksbury Co. 

Sherman A Edwards 

State of New York 

The Wyman & Gordon Co... 

do 

R. E. Olancy 

The Wyman & Gordon Co... 
The Thomas Laughlin Co. . . 

do 

Sherman & Edwards 

Savage Arms Co 

The Wyman A Gordon Co. . 



Worcester, Mass. 
Waltham, Mass. 

Worcester, Mass. 
Auburn, N. Y. 
Waltham, 1 



Worcester, Mass. 

Do. 
Plymouth, Mass. 
Granite Quarry, N. C. 
North Woburn, Mass. 
Boston, Mass. 

Do. 
Waltham, Mass. 

Boston, Mass. 
Charlestown, Mass. 

Do. 
Utlca, N. Y. 
Worcester, M 
East Braintree, Mass. 
Utica, N. Y. 
Boston, Mass. 
Worcester, Mass. 
Waltham, Mass. 

East Braintree, Mass. 
Buffalo, N. Y. 

Worcester, Mass. 
Schenectady, N. Y. 
Boston, Mass. 
Denver, Colo. 
East Watertown, Mass. 
West Lynn, Mass. 
Cambridge, Mass. 

Do. 

Do. 

Do. 
Boston, Mass. 
New London, Conn. 
Boston, Mass. 
South Portland, Me. 
Boston, Mass. 
East Braintree, Mass. 
Bridgeport, Conn. 

Worcester, Mass. 

Do. 
Charlestown, Mass. 
Boston, Mass. 

Do. 

Do. 
Albany, N. Y. 
Worcester, Mass. 

Do. 
Waltham, Mass. 
Worcester. Mass. 
Portland, Me. 

Do. 
Boston, Mass. 
Utica, N. Y. 
Worcester, Mass. 
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PRIVATE TESTS. 



Date. 



Material. 



1907. 
Oct. 28 



30 

30 

30 

Not. 2 

5 
5 
6 
7 
9 
11 
13 
14 
16 
19 



30 
Dec. 4 
4 
4 
4 
9 
10 
13 

17 
18 
23 
24 
26 
31 

1908. 
Jan. 2 
6 
9 
9 
14 
15 
16 



16 
17 
21 
22 
27 

27 

28 

30 

Feb. 1 

3 

4 

4 

7 



Mar. 



Name. 



City and State. 



Granite cubes and 

bricks. 
Bricks and chimney ' 

tiles. I 

Cement building 

blocks. I 

....do ! 

do i 

do ' 



Pittsburg Testing Laboratory 

....do 



D. J. Donovan Co. 



Canvas belting 

Harness leather 

do 

Steel plate 

Steel specimens 

Steel bars 

Steel specimens 

Manila rope 

Steel specimens 

Wire rope 

Cast-iron shelf sup- 
ports. 
Cement-Ailed columns. 

Lally columns 

Concrete 

Manila rope 

Steel specimens 

Steel bars 

Rubber belting 

Copper specimens 

Cast iron and bronze. . . 

Steel specimens 

Harness leather 

Steel specimens 

do 

Welded steel plates.... 
Steel specimens 



Janssen6 Baits 

William Rycroft 

The International Manufacturing 
Co. 

Boston Woven Hose Co 

Pfister & Vogd Co 

do 

Geo. H. Barms 

The Wyman & Gordon Co 

Portland Iron and Steel Co 

The Wyman & Gordon Co 

Standard Cordage Co 

The Wyman A Gordon Co 

G. & W. Manufacturing Co 

The Snead & Co. Iron Works 



John J. Tresidder 

The American Thread Co 

J. R. Worcester 

Columbian Rope Co 

The Wyman & Gordon Co 

Wheelock. Lovejoy & Co 

Revere Rubber Co 

C.H.Tyler 

The Davis & Farnum Manufac- 
turing Co. 

Savage Arms Co 

Pfister & VogelCo 

The Wvman & Gordon Co 

do 

Merrimac Chemical Co 

The Wyman & Gordon Co 



Paving brick 

Lally columns 

Copper specimens 

Steel specimens , 

do 

do i 

Concrete building . 

blocks. | 

Concrete building 

block. 
Concrete building 

blocks. 

Brick 

Manila rope 

Steel (specimens 

W rough t-lron plates. . . 
Tire steel 



The Saxton Vitrified Brick Co. . 

U ni ted States Column Co 

C.H.Tyler 

Savage Arms Co 

The Wyman & Gordon Co 

do 

John H. JaxCo 



Paul Vogt & Sons. 
John Haeusser 



Pittsburg, Pa. 

Do. 

Buffalo. N. Y. 

Do. 
Do. 
Do. 



Hooks and links 

Manila rope 

Steel specimens 

Hydraulic gauge 

Steel specimens , 

Steel wire rope 

Harness leather 

Concrete building ] 
blocks. I 

Steel specimens 

do ' 

Cotton duck | 

Steel specimens 

Buoy shackles , 

Riveted' plate.' , 

Buoy shackles 

Wrought iron ; 

Steel specimens 

Wrought iron I 

Steel 

Steel specimens. . . . 
Cast iron 



Pittsburg Testii 

American Manufacturing Co 

The Wyman & Gordon Co | 

Merrimac Chemical Co 

The Edward Stlnson Manufac- I 
hiring Co. 

The Thomas Laughlin Co I 

Columbian Rope Co : 

The Wyman & Gordon Co I 

Star Brass Manufacturing Co 

The Wyman & Gordon Co I 

Duplex Metals Co i 

Pfister & Vogel Co I 

The Armstrong Concrete Spe- 
cialty Co. 

Savage Arms Co 

The wyman & Gordon Co 

J. H. Lane & Co., Inc 

The Wyman & Gordon Co 

The Fletcher & Crowell Co 

do 

T. R. Lawson 

The Fletcher & Crowell Co 

....do 

The Wyman & Gordon Co 

The Fletcher & Crowell Co 

Wheelock, Lovejoy & Co 

The Wyman & Gordon Co , 

The Davis & Farnum Manufac- 
turing Co. 



Cambridge, 1 
Milwaukee, Wis. 

Do. 
Boston, Mass. 
Worcester, Mass. 
South Portland, Me. 
Worcester, Mass. 
Boston, Mass. 
Worcester, Mass. 
New York, N. Y. 
Jersey City, N. J. 

Brooklyn, N. Y. 
Holyoke, Mass. 
Boston, Mass. 
Auburn, N. Y. 
Worcester, Mass. 
Boston, Mass. 
Chelsea, Mass. 
Boston, Mass. 
Waltham, J 



Utlca, N. Y. 
Milwaukee, Wis. 
Worcester, Mass. 

Do. 
North Woburn, Mass. 
Worcester, Mass. 



Saxton, Pa. 
Boston, Mass. 

Do. 
Utlca, N. Y. 
Worcester, Mass. 

Do. 
Buffalo, N. Y. 

Everett, Mass. 

Buffalo, N. Y. 

Pittsburg. P»- 
New York, N. Y. 
Worcester, Mass. 
North Woburn, Mass. 
Baltimore, Md. 

Portland, Me. 
Auburn. N. Y. 
Worcester, Mass. 
Boston, Mass. 
Worcester, Mass. 
New York, N. Y. 
Milwaukee. Wis. 
Boston, Mass. 

Utica, N. Y. 
Worcester, Mass. 
Boston, Mass. 
Worcester, Mass. 
Portland, Me. 

Do. 
Troy, N. Y. 
Portland, Me. 

Do. 
Worcester. Mass. 
Portland, Me. 
Boston, Mass. 
Worcester, Mass. 
Waltham,] 
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Date. 



Material. 



Name. 



City and State. 



1908. 
Mar. 6 

9 
9 
13 
14 
14 
17 
17 
21 
24 
25 

25 
25 
25 

25 
26 
26 
26 

31 
Apr. 2 
2 
16 
21 
22 
22 
22 
23 
24 

27 
27 



May 



23 
25 
25 

27 

June 24 
25 
25 

27 
27 
29 
29 
30 

30 



Cement-filled columns. 



Manila rope., 
iron 



Wrought! 
Steel specimens. 

do 

....do 

....do 

Cast iron .% 

Granite 

Steel specimens. 
Croncrete 



....do 

Marble 

Concrete building 
blocks. 

....do 

Lally column 

Rail braces 

Cast iron .' 



Cast-iron levers 

Wrought-lron bar. 
Steel specimens... 

Chains 

Cement 

Concrete 

Canvas belting 

Manila rope 

Steel specimens... 
Cast Iron 



Ford columns 

Cast-Iron shelf sup- 
ports. 

Steel specimens 

....doTTT. 

Concrete 

Rating hydraulic 



Manila rope and cop- 
per wire. 

Cast-iron scale lever 
and steel link. 

Steel bars 

Manila rope 

Cast iron 



Steel specimens. 
Steel eye bars... 

Cotton rope 

Shackles 

do 

Manila rope 

Cast iron 



Steel specimens 

Concrete cylinders 

do 

Concrete building 

blocks and brick. 
Cast iron 



Steel specimens 

doTT. 

Concrete building 

blocks. 

Building bricks 

Concrete cylinders 

do 

Steel wire 

Cement building 

block. 
Steel specimens 



Fireproof Column Company of 

America. 

Standard Cordage Co 

The Fletcher & Crowell Co 

The Wyman <fc Gordon Co 

do 

Savage Arms Co 

The Wyman & Gordon Co 

Hartford Laboratory Co 

Maguire & O' Heron 

The Wyman & Gordon Co 

Armory Commissioners State of 

Massachusetts. 

C. C. Burns 

Meadow Marble Co 

JohnH. JaxCo 



The Approved Concrete Co 

United States Column Co 

Boston Elevated Railway Co 

The Davis & Farnum Manufac- 
turing Co. 

E. & T. Fairbanks & Co 

Houghton & Richards 

The Wyman & Gordon Co 

A. J. Wilkinson & Co 

Wm. R. Warren 

Sherman & Edwards 

Ruboll-Belting Co 

Detroit Shipbuilding Co 

The Wyman & Gordon Co 

The Davis & Farnum Manufac- 
turing Co. 

United States Column Co 

The Snead & Co. Iron Works 



Savage Arms Co 

The Baldwin Steel Co 

A. A. Elston * Co 

The Ashcroft Manufacturing Co. 



Boston Elevated Railway Co.. 
The Fairbanks Co 



Wheelock, Lovejoy & Co 

Standard Cordage Co 

The Davis & i-arnum Manufac- 
turing Co. 

The Wyman & Gordon Co 

The Phoenix Iron Co 

The Lee Hotel Fire Escape Co. . . 

The Fletcher & Crowell Co 

....do 

Boston Elevated Railway Co 

The Davis & Farnum Manufac- 
turing Co. 

The Wyman & Gordon Co 

J. R. Worcester & Co 

do 

DlxD. Drake 



The Davis & Farnum Manufac- 
facturing Co. 

Savage Anns Co 

Cape Ann Tool Co 

John H. Jax 



New England Brick Co 

Sanford E. Thompson 

....do rr. 

Stanley Motor Carriage Co. . . 
Haverhill Cement Stone Co. . 

The Wyman A Gordon Co. . 



Jersey City, N. J. 

Boston, Mass. 
Portland. Me. 
Worcester, Mass. 

Do. 
Utica, N. Y. 
Worcester, Mass. 
Hartford, Conn. 
East Milton, Mass. 
Worcester, Mass. 
Boston, Mass. 

Watertown, N. Y. 
Cincinnati, Ohio. 
Buffalo, N. Y. 

Do. 
Boston, Mass. 

Do. 
Waltham, Mass. 

St. Johnsbury, Vt. 
Boston, Mass. 
Worcester, Mass. 
Boston, Mass. 
New York, N. Y. 
Boston, Mass. 

Do. 
Detroit, Mich. 
Worcester, Mass. 
Waltham, Mass. 



Boston, jhcho. 

Jersey City, N. J. 

Utica, N. V. 
Charleston, W. Va. 
Boston, Mass. 
Bridgeport, Conn. 

Boston, Mass. 

Do. 

Do. 
Do. 
Waltham, Mass. 

Worcester, Mass. 
Phoenlxvllle, Pa. 
Poughkeepsie, N. Y. 
Portland, Me. 

Do. 
Boston, Mass. 
Waltham, Mass. 

Worcester, Mass. 
Boston, Mass. 

Do. 
Buffalo, N. Y. 

Waltham, Mass. 

Utica, N. Y. 
Pigeon Cove, Mass. 
Buffalo, N. Y. 

Boston, Mass. 

Newton Highlands, Mass. 

Do. 
Newton, Mass. 
Haverhill, Mass. 

Worcester, Mass. 
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INDEX 



Page. 

Amorphous steel, endurance test 171 

Analyses, chemical: 

Lap-welded tubing 176 

Steel rails 108 

Blueprint and brownprint paper, tensile tests 302 

Brick, compression tests: 

Barr Clay Company 284 

Canton Pressed Brick Company 282 

Coffeyville Vitrified Brick and Tile Company 282, 283 

Denny-Renton Clay and Coal Company 284 

Fernwood Lumber Company 284 

Hydraulic-Press Brick Company 282 

Illinois Brick Company 284 

Jewettville Pressed and Paving Brick Company 283 

New York Brick and Paving Company 283 

Shawmut Vitrified Paving Brick Works 283 

T. B. Townsend Brick and Contracting Company 283,284 

Texarkana Brick Company 283 

Tuna Valley Pressed Brick Company 283 

Western Brick Company 283 

Cast iron: 

Compression tests of chilled cast iron for Bureau of Standards 290-291 

Cement. (See Concrete.) 

Comparison of testing machines, steel specimens for: 

American and British Manufacturing Company 32-34 

Crucible Steel Company of America 35-40 

Tabulation 41 

Columns, steel. (See Lap-welded Tubing, and Rolled H Sections.) 
Concrete and mortar columns, plain and reenforced : 
Compressive elastic properties, details — 

Plain, square columns, without reenforcement — 

1:2:4 mixture (trap rock) 246, 247 

1:1} 3 mixture (trap rock) 248, 249 

1:1:2 mixture (trap rock) 250, 251 

Plain, round column, neat cement, without reenforcement 252, 253 

Plain, square mortar columns, without reenforcement — 

1:1 mixture 276,277 

1:2 mixture 278,279 

Square columns, longitudinal reenforcement — 

12 }-inch round bars, 1 : 2} : 5 mixture (J inch gravel) 238-245 

4 f-inch Kahn bars, 1:2:4 mixture (trap rock). 256-259 

4 |-inch Kahn bars, 1:1}:3 mixture (trap rock) 260,261 

8 }-inch Kahn bare, 1:2:4 mixture (trap rock) 264-267 

8 }-inch Kahn bare, 1: 1}:3 mixture (trap rock) 268-271 

8 A-inch Kahn bare, 1:1.2 mixture (trap rock) 272-275 

Round column, spiral reenforcement — 

".30 wire helix, 1 inch pitch, 1:2:3} mixture (trap rock) 254, 255 

Tabulation of tests 280 

Cordage: 

Tensile tests of shotlines for United States Life Saving Service 298 

Endurance shafts : 
Endurance tests — 

Amorphous steel bar 171 

Gautier steel bars 170, 1 73 

Sorbitic steel bar 17 r 
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Gun specimens: 

12-inch rifle No. 41, section of tube, including rupture — p *&*. 

Hydrostatic tests 12-16 

Initial strain determinations 20-24 

Mandrel tests 18, 19 

Tensile tests 26-30 

Ingot metal: 

Tensile tests of specimens from a punched ingot 46-66 

Tabulation ^ 67 

Tensile tests of specimens from a section of a steel ingot 70-80 

Tabulation 81 

Lap-welded steel tubing: 
Compression tests — 

Chemical analysis 176- 

Curve of strengths and deflections 177 

Details 178-214 

Schedule of lengths 176 

Tabulation of compression tests 215 

Tensile tests of material 216 

Mandrel tests, 12-inch rifle No. 41 18,19 

Monel metal: 

Tensile tests 296 

Mortar columns. (See Concrete columns.) 
Paper: 

Blueprint and brownprint, tensile tests : „ 302 

Photomicrographs of sections of worn rails 167 

Private tests 303-305 

Railroad material: 
Tensile tests — 

Specimens from steel rails from Dr. P. H. Dudley — 

Ordinary Bessemer steel, untreated 84-102 

Ordinary Bessemer steel, heated in molten lead 86-104 

Titanium steel, untreated 87-98 

Titanium steel, heated in molten lead 99-100 

Tabulation of tensile tests 105 

Kails: 

Transverse tests of worn rails from Mr. R. Trimble — 

Chemical analysis 108 

Details 108-162 

Diagram of permanent sets 122 

Photomicrographs of streaks and cracks in sections 167 

Tabulation 163-165 

Rifle, 12-inch, No. 41: 

Tests of section of tube — 

Hydrostatic teste 12-16 

Initial strain determinations 20-24 

Mandrel teste 18, 19 

Tensile tests 26-30 

Rolled H sections: 

Compression tests — 

Curve of compressive strength 219 

Details 218-234 

Schedule of lengths 218 

Tabulation 235 

Tensile teste of material 236 

Hubber: 

Tensile teste 300 

Sandstone: 

Compression tests of specimens from the West Virginia Geological Survey — 

From Alderson, W. Va 288 

Gassa way , W . Va 286 

Elkins (?), W. Va 286 

Georges Creek, W . Va 288 

Hundred, W. Va 287 

Littleton, Wetzel County, W. Va 287 

Murrayville, W. Va 287 

Parkersburg, W. Va 288 

Philippi, W. Va 288 
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Shafts, endurance: 

Endurance testa — **«*«. 

Amorphous steel bar 171 

Gautier steel bare 170, 173 

Sorbitic steel bar 172 

Steel bars for comparison of testing machines: 

American and British Manufacturing Company 32-34 

Crucible Steel Company of America 35-40 

Tabulation 41 

Titanium steel, tensile tests 87-100 

Tubing. (See Lap- welded tubing.) 

Wire rope clips .» 294 

Wire, square steel: 

Tensile tests 43,44 

O 
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